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ABSTRACT OF REPORT. 


The greensand marl belt of New Jersey extends across the State 
from the vicinity of Sandy Hook at the northeast to Delaware River 
near Salem at the southwest, a distance of about 100 miles. It is 
crossed at many places by railroads and by streams that flow into 
Delaware River. 

The potash in the greensand marl occurs chiefly in the mineral 
glauconite, which is essentially a hydrous silicate of ferric iron and 
potassium. Nearly all the Cretaceous formations contain glauconite, 
but only three contain sufficient amounts to be considered commer- 
cially important, though in some others it is locally abundant. These 
three are the Navesink (the lowermost), Hornerstown, and Manas- 
quan marls, which are described respectively as 25 to 40, 30, and 25 
feet thick. The marl beds, which form part of the Coastal Plain 
strata, strike about N. 55° E. and dip about 33 feet to the mile south- 
east, but there are some variations. The gently inclined and poorly 
consolidated beds that compose the marl are beveled by erosion and 
covered to a greater or less extent by later deposits. 

Five type areas were explored by borings and made the basis of 
specific estimates. These were at Salem and Woodstown, in Salem 
County; Sewell, in Gloucester County; Somerdale, in Camden County; 
and Elmwood Road, in Burlington County. The data gathered from 
borings were supplemented by well data, both published and unpub- 
lished, and by field data on file in the office of the State department of 
conservation and development. 

It is conservatively estimated that the New Jersey greensands 
contain 256,953,000 short tons of potash (K,O) that could be mined 
by open-pit methods. At the rate of importation for the five years 
preceding the World War, including 1914, this quantity could supply 
the needs of the United States for nearly 1,000 years. Should it 
ever become practicable to use underground methods of mining, the 
available quantity of potash would be enormously increased. 

The lime sand in probable commercial thickness is exposed or has 
been recognized in wells as far north as Wrightstown. 

Four companies have undertaken to produce or utilize the potash 
from New Jersey greensand. Small quantities of potash have been 
produced and marketed by some of these companies, but none are 
now producing. ‘The potash industry of the United States was dealt a 
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severe blow by the conditions arising after the armistice was declared. 
It seems probable, however, that some of the large developments will 
survive. Whether or not greensand may have a place in the American 
potash industry will depend on how well the greensand operators 
may be able to compete not only with German producers but also 
with American producers of potash from other sources. 

Recent experiments indicate that the potash in greensand is 


promptly available to meet the needs of many and perhaps most ` 


farm crops. 

Composite samples, so prepared as to represent the principal beds 
of commercial thickness at each of the localities drilled, were washed 
and the residues magnetically separated and sized. A variety of 
determinations upon original or prepared samples were also made 
in the chemieal laboratory of the United States Geological Survey. 
'The results of these separations and determinations are discussed 
both in their relation to the recovery of potash from greensand and 
in their bearing on the origin of glauconite. 
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POTASH IN THE GREENSA NDS OF NEW JERSEY. 


By GBORGE ROGERS MANSFIELD. 


INTRODUCTION. 
PURPOSE AND SCOPE OF INVESTIGATION. 


The work on which this report is based was begun in the fall of 
1918 as a part of the systematic search for potash conducted by the 
United States Geological Survey since 1910. 

* The New Jersey greensand marls have long been known to contain 
small amounts of potash, lime, and phosphate. For more than 100 
years they were dug and marketed as fertilizer, and in the late sixties 
the annual amount so used aggregated nearly 1,000,000 tons." With 
the introduction of prepared fertilizers the marl industry died away, 
but small amounts of greensand are still dug and used here and there. 

It has been considered impracticable to extract commercially 
the potash from greensand because of the relatively insoluble char- 
acter of the mineral in which the potash is locked up. Of late years, 
however, there has been considerable experimentation in processes 
of extracting potash from silicate minerals, and the New Jersey 
greensands, which are silicates, have attracted attention because 
of their accessibility, abundance, and relative ease of mining. The 
scarcity of potash resulting from the shutting out of German supplies 
during the World War gave impetus to these experiments and 
permitted hope of the establishment of a potash industry in the 
United States in which the New Jersey greensands might be an 
important factor. 

Much general information about the greensands was available 
through the published reports of the Geological Survey of New 
Jersey and of the United States Geological Survey and from other 
sources. The greensand beds had been mapped and described in 
considerable detail. There was, however, little specific knowledge 
regarding the quantity, thickness, and character of the deposit 
and the accompanying overburden at any particular place. The 
purpose of the work, therefore, was to procure data sufficient to 
permit estimates of the tonnage of potash in certain areas that are 


1Cook, G. H., Geology of New Jersey, p. 461, 1868. 1 
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favorably situated for commercial enterprise, and to determine the 
nature and thickness of the overburden in those areas. 

The investigation was begun at the instance of the United States 
Geological Survey, but the New Jersey Department of Conservation 
and Development cooperated in it, with the understanding that the 
cost of the work should be divided as nearly equally as possible 
between the State and the Federal Survey. The money actually 
expended in field work amounted to $2,884, of which the State paid 
$1,550 and the Survey $1,334. The Survey, however, furnished 
the time of the field geologist and the numerous chemical analyses 
and assumed the other expenses incidental to the preparation and 
publication of the report. 
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FIGURE 1.—Geologic index map of New J ersey, Showing the general distribution of the pre-Cretaceous, 
Cretaceous, and post-Cretaceous formations. 
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Hopkins, of Hornerstown. Unfortunately time was not sufficient 
for drilling at all these places. Mr. William T. Hoffman, of Bir- 
mingham, furnished useful information. 

Messrs. Oren Conover and Chalkley Haines, of Woodstown, and 
William B. Cooper, A. С. Dunphey, and Samuel R. Cooper, of Marl- 
ton, furnished local well data. Messrs. C. C. Holladay, of Harmers- 
ville, John L. North, of Sewell, and S. J. Taylor, of Mount Holly, 
contributed well data and helpful field suggestions. 

'To the officials of the R. S. Ryan Co. the writer is indebted for 
numerous courtesies, especially to Mr. F. Tschirner, who conducted 
him through the plant at Reeves station while it was in operation 
and permitted the collection of specimens and other data on the com- 
pany's property. Mr. George F. Von Kolnitz kindly furnished data 
regarding the process and plans of the Atlantic Potash Corporation. 
Messrs. T. C. Meadows, general manager, and George Hafer, engi- 
neer of the Eastern Potash Corporation, furnished valuable informa- 
tion and courteously arranged for an inspection of the corporation's 
experimental plant at Jones Point, N. Y. Mr. David L. Frank, 
vice president of the Coplay Cement Manufacturing Co., of Coplay, 
Pa., was kind enough to explain the company’s experience in the 
use of greensand. 

'The personal kindnesses extended to the writer by the residents 
at different places during the progress of the work are too numerous 
to mention individually but are gratefully appreciated. 


LOCATION OF DEPOSITS. 


The greensand-marl belt extends across the State of New Jersey 
from the vicinity of Sandy Hook, at the northeast, to Delaware 
River near Salem at the southwest, а distance of nearly 100 miles. 
It lies along the southeastern border of the broad strip of Cretaceous 
deposits shown on the index map (fig. 1). The width of the belt 
ranges from nearly 14 miles in Monmouth County, at the northeast, 
to 1 mile or lessin parts of Gloucester County, toward the southwest. 
The detailed distribution of the greensand marl is shown in Plates 
I to III (in pocket), compiled from unpublished maps prepared by 
G. N. Knapp, formerly of the New Jersey Geological Survey. 


TRANSPORTATION FACILITIES. 


The railroads that connect the seashore resorts along the coast of 
New Jersey with New York, Philadelphia, and other cities (see 
fig. 1) cross the marl belt at a number of places and could supply 
suitable transportation for potash and other products that might 
be derived from the greensand. The marl belt is also crossed by 
numerous streams which flow into Delaware River, some of which, 
such as Mantua, Rancocas, and Crosswicks creeks, are large enough 
to be utilized, at least in part, for transportation. Companies pro- 
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posing to establish plants for utilizing greensand would do well to 
consider the possibilities of water transportation in their estimates 
of cost. 

GENERAL FEATURES OF THE DEPOSITS. 


CHARACTER 


The potash occurs chiefly in the mineral glauconite, which con- 
stitutes the green grains of the so-called marl. The term “marl” 
as used in New Jersey includes a variety of materials. Thus we 
have greensand or glauconitic marl, clay marl, sand marl, and lime 
sand or lime-sand marl. Ordinarily greensand is implied when the 
term is used, but one or more of the other types is frequently in- 
cluded, especially in well records, so that it is difficult or impossible 
to make any detailed stratigraphic interpretation of many of these 
records. 

The greensand beds are in general unconsolidated deposits consist- 
ing of variable proportions of glauconite grains, clay, quartz, and a 
variety of small fragments of other minerals. A more detailed 
description of these constituents and their relative proportions is 
given in the sections on mechanical analyses of greensand, chemical 
analyses, and nature and origin of glauconite. (See pp. 116-133, 
138-142.) 

'The glauconite imparts a greenish color to beds in which it occurs, 
and beds consisting largely of dark-green or black glauconite appear 
nearly black when freshly opened. The claylike constituents, where 
abundant, impart color to the beds. "Thus some are light green, 
but others are dark green, drab, or chocolate-brown, although in each 
bed the glauconite grains are generally dark-green or nearly black. 
Likewise where quartz grains are abundant the beds have a color 
resembling that of a mixture of pepper and salt. There is much 
similarity of appearance between masses of the black phase of the 
greensand and masses of disintegrated material from beds of black 
or brown oolitic phosphate rock in the Idaho field. 

'The glauconite grains range in size from less than one one-hundredth 
to more than one-twentieth of an inch. Some of the larger grains 
resemble casts of shells of Foraminifera. Many appear to be more or 
less irregular aggregates of small rounded masses, and others seem 
to be small nodules irregularly cracked and recemented. The smaller 
sizes are worn and have evidently been transported to their present 
positions from neighboring or other sources. (See Pl. IV.) Clay 
with grains of glauconite forms nodules and casts of shells. Nodules 
containing more or less pyrite are present here and there, and locally 
tiny grains of pyrite occur. Nodules of phosphate of lime are also 
present. 

Marine shells and other marine fossils representing a considerable 
fauna have been found in the greensand beds. Тһе shells are scat- 
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tered to some extent through the mass of the greensand, but there 
are two beds in which they are very abundant and which serve as 
horizon markers. These are respectively the Belemnitella-bearing 
bed, at the base of the Navesink marl, and the Terebratula-bearing 
bed, at the top of the Hornerstown marl. ‘These formations are 
described on pages 10 and 11. 

The bedding of the greensand, so far as observed, seems relatively 
uniform and free from cross-bedding, though locally streaks of dif- 
ferently colored clay occur in a single set of beds. For example, at 
Sewell, where greensand is dug, the upper 2 feet of chocolate-colored 
material at the top of the so-called chocolate marl is streaked with 
green material of similar texture. At Somerdale a bed of drab 
material about 18 feet thick shows more or less streaking of gray 
and green throughout. 


STRIKE, DIP, AND THICKNESS. 


According to previous reports the average strike of the greensand 
beds is about N. 55? E. "The dip is estimated by Knapp at 33 feet 
to the mile, with some variations, for a distance of 15 miles back from 
the outcrop; at greater distances it apparently steepens. The gentle 
inclination of the beds and the erosion they have suffered cause them 
to wedge out along the northwest margin of the marl belt. The 
thickness therefore ranges from a few inches along the northwest 
margin to nearly 50 feet in places along the southeast margin. 
Variations in thickness along the strike are due to local erosion or 
to differences in conditions of deposition. 


LOCAL NAMES. 


The greensand beds at some localities show sufficient variation in 
color and constituents to give rise to useful local names. Thus at 
Sewell three types are recognized—gray or bank marl, green marl, 
and chocolate marl. These names are applied to beds of commercial 
thickness, which are traceable through a considerable area. At 
Somerdale a small deposit consisting chiefly of quartz grains, iron 
oxide, clay, and a little glauconite is called red marl. 


MODE OF OCCURRENCE. 


The marl belt is part of the New Jersey Coastal Plain, which in 
turn is in the northern part of the great Coastal Plain that extends 
along the Atlantic and Gulf seaboards. Glauconite deposits occur 
in greater or less abundance in other parts of this plain and indeed 
in some of the older geologic formations not now associated with 
coastal plains, notably in the Cambrian sandstones of parts of the 
West and Southwest. According to present knowledge, however, 
the glauconite beds of New Jersey are probably richer in potash 
than those elsewhere. 


С D 
MICROPHOTOGRAPHS OF GLAUCONITE. 


A, Grains between 1/10 and 1/20 inch in diameter, the maximum size, X 10, showing characteristic 
shapes; B, grains between 1/20 and 1/40 inch, X 10, shapes similar to those in A but more worn; 
О, grains between 1/40 and 1/60 inch, X 10, shapes similar to those in A and B but considerably 
more worn; D, thin section of glauconite grains between 1/40 and 1/60 inch, X 50, showing the 
flaky to granular structure of the glauconite and in the center a supposed crystal with rude cleavage. 
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The Coastal Plain in New Jersey has long been cited as an example 
of the belted type, with inner lowland, in-facing slope, out-facing 
slope, and outer lowland, caused by the erosion of gently dipping 
strata of somewhat unequal degrees of coherence or hardness and by 
the development of drainage upon those strata. The marl beds 
lie near or at the top of the in-facing slope and thus relatively near 
Delaware River, which occupies much of the inner lowland, and 
their drainage in general flows toward that lowland, producing the 
favorable conditions for water transportation previously noted. 


GLAUCONITE-BEARING AND ASSOCIATED FORMATIONS. 


Age and general sequence.—The glauconite beds of New Jersey, with 
one exception, are of Cretaceous age. Glauconite occurs locally, 
however, in some of the overlying Tertiary and Quaternary beds as a 
result of the erosion and redeposition of Cretaceous material. At 
some places, as for example, at Somerdale, about 9 miles southeast of 
Camden, these reworked glauconite beds overlie beds of Cretaceous 
greensand and may readily be mistaken for them. Closer inspection 
of the reworked material reveals pebbles scattered through its mass 
and usually a more or less well-defined layer of pebbles at its base. 
The Cretaceous formations are described below and are shown with 
the overlying Tertiary formations in the accompanying table.? 


Cretaceous and later formations in Coastal Plain region of New Jersey. 


Д Thick- 
System. Series, Formation. ness 
(feet). 
Recent. Beach sand and gravel, marsh deposits, and alluvium. 
Quaternary. Oane MaA ator nie HOt Mea ые dar cm nefandi Бана nie wanes 0-20 
Pleistocene. Pensauken formation. . . . ct 0-20 
Шы ОК Тете А ОА заа аа рах 0-30 
BIOGEN (2) a БӨай ра тае aud Soie аа edel tne ES 
EEE E 
А iocene (?). Sohansey sand... 100-250 
Tertiary. ا الس‎ СОЙТШ 4 
Miocene. Kirkwood ОАО aa sea aa t Mr NIIT ЧМ НВ ТУВЕ. 100 
————— |-Uneonformity- 
Eocene. ВАШЕТО АЕ оса ie al EO C CO E an Pa ea ET 1i 
—__—_—_———__|- Unconformity: ال‎ 
Aangedaan DOE e isnad engen د و اة مکی مء فاه‎ 25 
Rancocas group : 
Аул басота олут ее ew dow neck E vit «э» a E «ард, 25-70 
TELOYDOESUO WAAL ON v2 9« 15 «cea eu» e on TUR re e Eie 30 
Monmouth group: 
Redbank sand with Tintonsand member (10-20 feet) at 0-10 
top. 
Navesink marl sis 25-40 
Ü 77 7 d Laurelsand. 5-60 
; pper Creta- atawan group: 
Cretaceous, ceous. Wenonah sand. ........ 20-35 
Marshalltown formation v. 30-35 
Englishtownsand..............- 20-100 
Woodbury elay...... М 50 
Merchantville clay . - - x 60 
Magothy formation РЕНК EARAN SE 25-175 
-Unconformity: 
Катай Ionen: 4.2, 1 EE 30 ew tenet А Ped 150-250 
Great unconformity. 


1 Tableand descriptions compiled chiefly from New Jersey Geol. Survey Bull, 14,1915; U. $, Geol. Survey 
Geol. Atlas, Philadelphia folio (No. 162), 1909, and Trenton folio (No. 167), 1909. / 
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Raritan formation.—The beds of the Raritan formation are of con- 
tinental origin and extremely variable, consisting chiefly of light- 
colored sands and clays. Some of the clays are highly refractory. 
Clays are more abundant in the lower half of the formation and 
sands in the upper half. Some of the sands are water-bearing. 
As the surface on which the beds were laid down was irregular the 
thickness of the formation is variable, ranging from 150 to 250 feet 
at the outcrop but increasing toward the southeast to more than 500 
feet, as shown by well borings. Its dip is somewhat steeper than that 
of the marl beds, ranging from 40 to 50 feet to the mile toward the 
southeast. Animal remains are scarce, but plant remains are numer- 
ous, and some of the genera and species are closely related to modern 
forms. The formation rests in places on Triassic rocks, but from the 
vicinity of Trenton southward it rests on ancient crystalline rocks 
of Paleozoic or pre-Paleozoic age. 

Magothy formation—The Magothy formation is partly of conti- 
nental and partly of marine origin and includes beds of sand and clay, 
some of which are utilized, with glauconite beds toward the top. On 
the shores of Raritan Bay the formation is 175 feet thick, but its thick- 
ness diminishes toward the southwest and along Delaware River is 
only 25 to 80 feet. Plant remains of a somewhat more recent aspect 
than those of the Raritan are numerous, and 43 species of marine 
fossils have been recognized. The Magothy lies unconformably upon 
the Raritan, but the discordance is not great and probably indicates 
only a slight land movement. The Raritan and Magothy formations 
are the chief sources of clay in the great center of the industry about 
the lower Raritan River and Raritan Bay. 

Merchantville clay.—YThe Merchantville formation is a black glau- 
conitic, micaceous clay about 60 feet thick, which is generally greasy 
in appearance and of massive structure and weathers to an in- 
durated brown earth. It is conformable with the beds both above 
and below and contains numerous marine fossils, the most charac- 
teristic species of which are rare or absent in adjacent strata. The 
Merchantville clay represents the lower part of the “Crosswicks 
clay” of Clark, forms the base of the ‘‘Clay-Marl series" of Cook, 
and is the lowest of the five formations composing the Matawan 
group of New Jersey. In Maryland the Matawan deposits are not 
subdivided and are called the Matawan formation. Тһе Merchant- 
ville clay is utilized with the overlying Woodbury clay in the manu- 
facture of brick and fireproofing material along the south shore of 
Raritan Bay in Monmouth County, in southern Middlesex and Mercer 
counties, and in western Burlington and Camden counties. 

Woodbury clay.—The Woodbury clayis a black nonglauconitic jointed 
clay about 50 feet thick which weathers to a light chocolate color 
and when dry breaks into innumerable blocks, many of them showing 
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curved surfaces of fracture. Some 95 species of marine fossils have 
been recognized, and these are more closely related to the Magothy 
species than to those of the underlying Merchantville. The beds 
are conformable with those above and below. They represent the 
upper part of the “Crosswicks clay" of Clark and are part of Cook's 
* Olay-Marl series." The formation is one of the five formations of 
the Matawan group. 

Englishtown sand.—The Englishtown is a conspicuous bed of white 
or yellow quartz sand, slightly micaceous and sparingly glauconitic. 
Locally it has been cemented in part by iron oxide into massive 
stone. South of Woodbury, in Gloucester County, it contains local 
beds of clay that are utilized for making brick. In Monmouth 
County and to some extent farther south the Englishtown sand is 
an important water-bearing bed. It decreases in thickness from 100 
feet near Atlantic Highlands to less than 20 feet in the southern part 
of the State. It represents the lower part of the “Hazlet sands" 
of Clark and forms part of Cook's ‘‘Clay-Marl series." 16 was for- 
merly called the “Columbus sand" and is one of the formations of 
the Matawan group. It is not known to contain fossils. 

Marshalltown formation.—The Marshalltown formation ranges 
from a black sandy clay to a clayey greensand marl. Locally it 
contains many fossils, its characteristic species being in part recurrent 
forms from the Merchantville and in part forms that occur in a higher 
formation, though absent or inconspicuous in immediately succeed- 
ing beds. The formation is 30 to 35 feet thick. It is a portion of the 
“laminated sands" that formed the upper part of the ''Clay-Marl 
series" of Cook, although in the southwestern part of the State he 
referred these beds to the Navesink marl. It was included in Clark's 
“Hazlet sands” and is one of the formations of the Matawan group. 
In parts of Burlington and Camden counties beds of clay in the Mar- 
shalltown formation are used for the manufacture of brick. The 
greensand of the formation is locally abundant and has been dug for 
fertilizer. 

Wenonah and Mount Laurel sands.—Above the Marshalltown 
formation there is a considerable thickness of sand regarding which 
there has been some difference of opinion. The terms Wenonah and 
Mount Laurel have both been applied to it in whole or in part. The 
sand is of rather uniform character, though the lower part (Wenonah) 
is generally a fine micaceous sand, and the upper part (Mount Laurel) 
is coarser and contains considerable glauconite. These sands con- 
tain considerable water in the southern and central parts of the State, 
where they are about 80 feet thick, but toward the northeast they 
decrease both in thickness and in permeability. 

886259—22——2 
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The fossils of the Wenonah are largely recurrent from the Wood- 
bury, and the same forms recur higher in the Redbank. The fossils 
of the Mount Laurel are identical with those of the Navesink and are 
closely allied to those of the Marshalltown. A noteworthy form that 
occurs in the Mount Laurel and extends into the basal bed of the 
Navesink is the pencil-shaped Belemnitella americana. The com- 
bined thickness of the Wenonah and Mount Laurel formations is 40 
to 80 feet. The Mount Laurel is very thin at Atlantic Highlands, 
where it was called ‘‘Sand-marl” by Cook, but increases much in 
thickness toward the southwest. The Wenonah sand is the highest 
formation of the Matawan group; the Mount Laurel is the basal 
formation of the overlying Monmouth group. 

Navesink marl.—The Navesink marl consists of greensand marl 
mixed with varying amounts of quartz sand and fine earth containing 
much calcium carbonate in a powdery state. Where purest the 
marl has a dark-green to bluish-black color. The upper part of the 
bed contains progressively less greensand and is more clayey. The 
fauna is large, comprising 121 species, according to Weller, and is 
allied with that of the Marshalltown and Merchantville beds; the 
characteristic forms of the Magothy, Woodbury, and Wenonah are 
absent. The basal bed of the Navesink at many localities, as at 
Mullica Hill, is a shell bed several feet thick (see Pl. VI, B), in which, 
as in the Mount Laurel sand, the pencil-shaped Belemnitella ameri- 
cana is conspicuous. Another characteristic feature of this bed is 
the occurrence of smoothed or polished gravel grains, chiefly quartz, 
about one-eighth of an inch in diameter, for which Knapp sug- 
gested the name “rice gravel.” The formation has a maximum thick- 
ness of about 40 feet, which diminishes southward to 25 feet or less. 
It corresponds in general to Cook's “Lower marl," although some 
beds referred by him to the “Lower marl" have proved to be Mar- 
shalltown. It rests conformably upon the beds below and grades 
upward into the Redbank sand or, where that is absent, into the 
Hornerstown marl. The Navesink is the middle formation of the 
Monmouth group. Їп Maryland the Monmouth deposits are not 
subdivided and are called Monmouth formation. The Navesink 
marl has been extensively dug for fertilizer throughout much of the 
marl belt. 

Redbank sand, including Tinton sand member.—The Redbank beds 
consist for the most part of fairly coarse yellow and reddish-brown 
quartz sand, locally indurated by the infiltration of iron oxide. 
The lower beds are in many places somewhat clayey, and the fossils 
of the Redbank have been found mostly in the clayey layers. The 
fauna is a recurrence of Magothy, Woodbury, and Wenonah forms 
and differs in important respects from the Navesink fauna below. 
The Redbank sand has a maximum thickness of 100 feet in the north- 
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ern part of the Coastal Plain, where it is a valuable water-bearing 
formation, but thins out southwestward and disappears in the vicinity 
of Skyesville, in the northern part of Burlington County. It is the 
“Red sand” of Cook and earlier writers but does not include certain 
sands in the southern part of the State that were erroneously cor- 
related by Cook with the “Red запа” of Monmouth County. With 
the Tinton sand member at the top it is the uppermost formation of 
the Monmouth group. The Tinton member consists of a bed of green 
indurated clayey and sandy glauconitic marl 10 to 20 feet thick in 
Monmouth County. Its fauna is more closely allied to that of the 
Navesink than to that of the Redbank and is characterized by large 
numbers of crustacean claws. It is Cook's “indurated green earth," 
regarded by him as part of the “Red sand." 

Hornerstown marl.—Ihe Hornerstown marl is a bed of glauconite 
with clay and sand, having a total thickness of 30 feet orless. It 
does not differ much in appearance from the Navesink, although 
where unweathered it may have a greener tinge. Its fauna, though 
meager, is different in essential characteristics from the fauna of all 
the underlying formations. A shell bed 4 to 7 feet thick at the top 
of the formation is a conspicuous feature at many localities. The 
brachiopod Terebratula harlani, which occurs in great numbers in 
the upper part of the shell bed, is perhaps thé most distinctive fossil. 
At the north the formation rests with apparent conformity on the 
Tinton. Where that is absent it lies on the Redbank, and farther 
South, owing to the disappearance of the Redbank, it is continuous 
with the Navesink and not generally distinguished from it. It is 
conformably overlain by the Vincentown sand except where over- 
lapped by Tertiary formations. It is the “Middle marl" of Cook 
and the “Sewell marl" of Clark and forms the lower formation of 
the Rancocas group, the Vincentown sand being the upper formation. 
In Maryland the Rancocas deposits are not divided and are called the 
Rancocas formation. The Hornerstown marl has been extensively 
dug and used as a fertilizer. 

Vincentown sand.—The Vincentown sand presents two phases— 
(1) a calcareous or lime sand, more or less indurated and largely a 
mass of broken bryozoan, echinoid, coral, and other calcareous re- 
Mains; (2) a glauconitic quartz sand. The two occur in alternating 
layers, although the lime sand is more common in the basal portion, 
particularly to the south, and the quartz sand predominates in,Mon- 
mouth County. The fauna of the siliceous phase contains elements 
of the Hornerstown fauna in association with forms characteristic 
of the caleareous phase. The thickness of the formation ranges 
from 25 to 70 feet, but numerous well borings have shown that it 
thickens down the dip—that is, toward the southeast—as do most 
of the other formations. It rests conformably upon the Horners- 
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town marl and is overlain conformably by the Manasquan marl or 
overlapped by Tertiary beds. The Vincentown sand includes the 
“lime sand" and “yellow sand" of Cook, the former of which was 
included by him as a part of the Hornerstown (“Middle”) marl, 
and is the upper formation of the Rancocas group. The formation 
contains much water throughout the length of the New Jersey Coastal 
Plain. Тһе more calcareous beds have been used locally for building 
stone and for burning. 

Manasquan marl.—The lower 13 to 17 feet of the Manasquan marl 
is, like the Hornerstown and Navesink marls, composed largely of 
glauconite together with sand and clay and has a green or greenish- 
gray color. The upper 8 to 12 feet is made up of very fine sand 
mixed with greenish-white clay. Piles of this material look like heaps 
of ashes, whence the name “ash marl." Fossils are not abundant or 
well preserved. The thickness of the formation is about 25 feet. 
It corresponds to the “green” and “ash” marls of Cook's “Upper 
marl bed"' and is the youngest of the Cretaceous formations exposed 
in New Jersey. It rests conformably on the Vincentown and at 
most exposures is succeeded unconformably by Tertiary or Qua- 
ternary deposits, although locally it is overlain by а bluish marl of 
Eocene age (Shark River marl) without apparent unconformity. 
The Manasquan marl has been dug and extensively used as fertilizer. 

Tertiary and Quaternary formations.—Aside from the local deposits 
of reworked material already mentioned the Shark River marl 
(Eocene) is the only post-Cretaceous formation that carries sig- 
nificant amounts of glauconite. The Shark River marl crops out only 
in & few small areas near Long Branch and Farmingdale, in Mon- 
mouth County. Its maximum thickness is only 11 feet, and though 
apparently conformable upon the Manasquan it is believed from well 
borings to overlap the Cretaceous. It has little commercial im- 
portance. 

The succeeding formations are sufficiently described for the pur- 
poses of this report in the table on page 7. "They constitute much 
of the overburden to be encountered in exploitation of the marl. 

Commercially important formations.—Although most of the Creta- 
ceous formations above the Raritan contain glauconite, only the 
Navesink, Hornerstown, and Manasquan marls are sufficiently 
glauconitic to be of commercial importance. These formations, 
together with the intervening Redbank, Tinton, and Vincentown 
sands and Shark River marl, are shown in detail on the accompanying 
maps (Pls. I-III, in pocket). The full development of the inter- 
vening sands in Monmouth County explains the great breadth of 
the marl belt in that county. 

Southwest of Sykesville, in the northern part of Burlington County, 
the disappearance of the Redbank sand causes the Hornerstown and 
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4. GENERALIZED CROSS SECTION OF THE CRETACEOUS AND TERTIARY DEPOSITS SOUTHEAST OF TRENTON. 


Vertical scale, 10 times the horizontal. рп, Pre-Triassic crystalline rocks; Kr, Raritan formation, probably underlain by older Cretaceous deposits in the deeper part of the section; Km, Magothy formation; 
Kmv, Merchantville clay; Kwb, Woodbury clay; Ke, Englishtown sand; Kmt, Marshalltown formation; Kml-Kw, Wenonah and Mount Laurel sands; Kns, Navesink marl; Krb, Redbank sand; Kh, 
Hornerstown marl; Kv, Vincentown sand; Kmq, Manasquan marl; Tk, Kirkwood formation; Tc, Cohansey sand. 
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B. SECTION SOUTHEASTWARD FROM CAMDEN, SHOWING SEQUENCE, RELATION, AND STRUCTURE OF CRETACEOUS, TERTIARY, AND QUATERNARY STRATA. 


Vertical scale, 5 times the horizontal. Kr, Raritan formation; Km, Magothy formation; Kmy, Merchantville clay; Kwb, Woodbury clay; Ke, Englishtown sand; Kmt, Marshalltown formation; Kw-Kml, Wenonah and Mount Laurel sands; Kns-Kh, Navesink and Hornerstown marls: Kv, Vine 
i t А , Vine 
Kmq, Manasquan marl; Tk, Kirkwood formation; Tc, Cohansey sand; Ост, Cape May formation; Ор, Pensauken formation; Qbt, Bridgeton formation; Que, unclassified Quaternary deposits. 
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Navesink marls to merge in а single formation in which both faunas 
may be recognized, but the respective parts of the formation are 
Dot clearly differentiated. Similarly the Manasquan marl practically 
disappears at a point about 4 miles southwest of Medford, in Burling- 
ton County. It has been recognized about 8 miles farther south- 
West in a small exposure near Clementon, in Camden County, and in 
Swedes Run, Salem County. Thus southwest of the vicinity of 
Marlton, in Burlington County, the marl belt practically includes 
only the combined bed of Navesink and Hornerstown and the Vin- 
centown sand, which in that portion of the belt is locally very cal- 
Careous. 
GEOLOGIC STRUCTURE. 


The geologic structure of the New Jersey Coastal Plain, as shown 
in Plate V, is that of a series of gently inclined layers of poorly con- 
Solidated rock which have been beveled by erosion and many of 
which have been covered to a greater or less extent by later deposits. 
These layers of rock may be regarded as in large measure continuous 
throughout much of the Coastal Plain. Northwest of the area of its 
outcrop any particular bed is absent, but southeast of that area its 
depth increases regularly in the direction of the dip. 

An idea more or less current in the marl region is that the marl 
along streams is of better quality than that in places between streams. 
Consideration of the structure as above outlined should show that a 
Stream bears much the same relation to a marl bed as a carpenter’s 
gouge or saw would to a board that was being shaped or cut. The 
tool might disclose differences in the grain or quality of the wood 
in the board but would have no part in producing those differences. 

The analogy between the marl and the board is not complete, 
however, because ground water percolates through the marl at 
many localities and might be thought capable of removing fine par- 
ticles, especially beneath stream beds, where underflow may be 
presumed to be relatively strong. Without a definite knowledge of 
the amount and distribution of the pore space of the marl in place 
it is impossible to deny that some removal of fine particles and con- 
Sequent enrichment of remaining coarser material may be effected 
by ground water. On the other hand, the marl generally is com- 
pact, and the motion of ground water through it must be slow. The 
more clayey portions of the marl are in many places so tenacious 
that small dislodged masses of it successfully resist agitation in 
water for periods of several minutes. The differences noted in the 
marl are more probably to be ascribed, like the grain of the wood 
in the board, to original structure. If better marl has been found 
along streams than elsewhere the reason is probably because it is 
more abundantly exposed in stream valleys than elsewhere and 
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hence has been more commonly dug along the valleys. Further 
reference to enrichment is made on pages 133-135. 

The gentle dip of the marl beds, previously noted, makes the area 
of their outcrop relatively broad and its outline intricate where: 
crossed by streams. (See Pls. I-III, in pocket.) 


NATURE OF THE EXPOSURES. 


In fields and in roads the greensand gives а greenish color to the 
soil In such places, however, the marl is likely to be mingled 
with other material. Locally it has proved to be redeposited marl, 
sand, and gravel of Quaternary age. 

In the days when Cook wrote his general report on the geology of 
New Jersey, published in 1868, the marl business was flourishing, 
marl pits were open and shipping was in progress at many points 
all along the marl belt. "With the introduction of prepared fertili- 
zers and the decline of the marl industry most of the pits were aban- 
doned and given over to water, swamps, and vegetation. The 
sides or banks have slumped and are now overgrown with brush and 
trees, some of which have trunks 3 to 6 inches in diameter, as in the 
large pit 2 miles northeast of Richwood, in Gloucester County (locality 
44, Pl. I). 

At a few pits, notably at Sewell and Birmingham, digging is in 
progress or has been recently. These pits give excellent exposures 
of portions of the beds but do not afford complete sections. Plate 
VI, A, shows some of the recent diggings and gives an idea of the 
present condition of one of the larger of the old pits. (See also Pl. 
IX, p. 80.) Exposures in road cuts give only partial sections and 
are seldom fresh. The same statement is true regarding stream 
valleys, except that the shell beds are locally well exposed in such 
places and thus furnish definite information about the position of 
the top or bottom of a bed. Plate VI, В, shows the shell bed at the 
base of the Navesink as exposed at Mullica Hill, in Gloucester County. 

Quaternary beds overlie the greensand deposits in greater or less 
thickness almost everywhere and are locally difficult to distinguish 
from them. Tertiary beds are also present as part of the overburden 
in many places, as at Sewell. Complete sections of fresh material 
can be had only by boring. For this work doubtless the auger would 
suffice at many localities, but at others closely packed gravel and 
pebbles, loose wet greensand, heavy shell beds, or firmly cemented 
layers offer obstacles that only the drill can overcome. 


FIELD WORK. 


Selection of sites for drilling.—Preliminary trips, begun near Im- 
laystown, in the southwestern part of Monmouth County, and con- 
tinued southwestward throughout much of the marl belt, soon 
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A. GENERAL VIEW OF WILLIAM HOFFMAN'S MARL PIT AT BIRMINGHAM, 
BURLINGTON COUNTY, N. J. 


About three-fourths of a mile northwest of station. Shows recent digging at the north end and, in 
the distance, the old west bank of the pit. 


B. SHELL BED AT THE BASE OF THE NAVESINK MARL AT MULLICA HILL, 
GLOUCESTER COUNTY, N. J., JUST EAST OF STATION. 
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demonstrated the need for drilling. Bids were invited, and the 
contract was let to Samuel J. Taylor, of Mount Holly. 

In the selection of sites for drilling five requisites were considered. 
(1) The sites must be so spaced as to represent a considerable portion 
of the marl belt; (2) each site must be located in a tract large enough 
and flat enough for the establishment of a plant and the opening of 
pits; (3) the probable overburden should not exceed 10 to 15 feet; 
(4) the site must be along the southeast edge of the outcrop belt in 
order that the maximum thickness of the marl might be available; 
(5) the site must be near suitable means of transportation. On the 
basis of these requisities preliminary sites and alternates were se- 
lected by study of the map. These sites were then visited and the 
Surrounding country inspected before final decision was made. The 
ownership of the land was then determined, and permission for 
drilling was obtained. 

In such manner sites were selected at Salem and Woodstown, in 
Salem County; Sewell, in Gloucester County; Somerdale, in Camden 
County; Elmwood Road, in Burlington County; and other places 
which it was found impracticable to utilize. At each site a square 
containing 2j acres was selected. Holes were sunk at each end of 
one side and a third hole for a check at the end or middle of the 
opposite side. At Salem and at Somerdale a fourth hole was sunk 
outside the square, but at Elmwood Road only two holes were sunk, 
the contract having expired before the third hole could be started. 
During the period November 20, 1918, to March 13, 1919, 16 holes 
were drilled under the contract. These were all in the combined 
Hornerstown and Navesink marls. In addition, through the courtesy 
of Mr. A. J. Mullen, superintendent of the Norcross & Edmunds Co.’s 
plant at Birmingham and Pemberton, men and tools were furnished 
for sinking three holes in the Manasquan marl on the property of 
that company. The distances between drilling sites range from 8 
to 124 miles. 

The holes were sunk generally into or through the marl. They 
ranged in depth from 9 to 70 feet and averaged 37 feet. Of the 16 
holes bored under contract 12 afforded complete sections from the 
surface through the marl beds. Observations were made on the 
character and thickness of the materials penetrated, and about 140 
Samples were collected for analysis. Numerous well records were 
also gathered, 

After the drilling was completed a trip with the State geologist 
into parts of Monmouth County gave opportunity for brief inspection 
of additional portions of the marl belt. 

Method of drilling.—Considerable variation was found in the char- 
acter and behavior of the overburden and of the marl in regard to 
drilling at the different sites and in the different holes at the same 
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site. Equipment and methods that worked well at one hole would 
be unsatisfactory at another. Thus at almost every hole a certain 
amount of experimentation was necessary to facilitate the work. 

For two of the holes at Salem and for the first hole at Woodstown 
a light outfit, consisting of a 10-horsepower engine, winch, and 
tripod composed of 20-foot lengths of 14-inch pipe, was employed. 
Three-inch casing was used, and the drill bit and sand bucket were 
operated with ropes. Water filled the holes within a few feet of the 
surface. The marl had comparatively little binder, so that it could 
be removed only as sludge in the sand bucket. It was therefore 
necessary to follow the drill closely with the casing. For two of the 
holes at Salem a Cyclone drill of standard pattern was used. At 
Woodstown the tripod of the light outfit was replaced by a wooden 
derrick built into a portable rig, on which the engine and winch were 
also mounted (see Pl. VII, A), and this rig with modifications was 
used throughout the rest of the contract work. 

In some of the holes where conditions were favorable the marl was 
removed directly with an auger. In some-of the holes also a cylin- 
drical tube was attached to the drill bar and driven down to obtain 
a core. This method proved on the whole unsatisfactory. There 
was more or less interchange from rope to rod tools and back again. 
The most rapid progress was made by the use of the drill bit and 
sand bucket attached to light rods and operated by hand:by two men. 
On the Norcross & Edmunds property an 8-inch posthole auger with 
overlapping blades, one of which could be raised for removing the 
load, was used. This was operated by two men. 

Method of sampling.—In sampling, as in drilling, the varying con- 
ditions at succeeding holes required more or less experimentation at 
each hole, and improvements in method came as experience with the 
material to be sampled grew. The aim was to procure fair average 
samples of all material from the top of the marl to the bottom and to 
have the samples represent uniform intervals, so far as was practi- 
cable. Uniformity of interval was prevented to a considerable degree 
by the conditions of the work. For example, where a 5-foot sample 
was intended a change of material might come within 1 foot and thus 
necessitate starting a new sample. Again, a change in the type of 
tool, as from auger to drill, or the close of work for the day before the 
desired depth had been reached would make advisable the beginning 
of а new sample. 

At holes 6 and 7 at Woodstown, where a given bed seemed uniform, 
single augerfuls or bailings, taken at uniform intervals or after a 
noted change in the character of the marl, were considered repre- 
sentative samples. This method saved time but was discontinued 
in favor of the continuous-sample method. 
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A. DRILLING OUTFIT AND OPERATIONS AT WOODSTOWN, SALEM COUNTY, N. J 


B. SAMPLING TROUGH IN USE AT ELMWOOD ROAD, BURLINGTON COUNTY, N. J. 
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So much water was present in most of the holes that the auger was 
generally ineffective at depths greater than 10 to 25 feet. The 
cylindrical bit with vertical slit for cleaning was effective in a few 
places, but where the material was incoherent it could not be brought 
to the surface. The more tenacious beds were penetrated only with 
difficulty by the cylinder, and the removal of material from it was 
very slow. The most expeditious method was drilling and sludging 
with the sand bucket, care being taken to case off beds that would be 
likely to modify the sample. , Several samples taken by the auger or 
cylinder were taken in duplicate by the sludge method as a check. 

Some experimentation was necessary in handling the material 
collected for samples. At hole 1, at Salem, the sludge was strained 
on cheesecloth spread over a perforated bucket or on screens on the 
ground. There was some loss of the claylike fines, but the lower 
layers of the sludge served as a filter for overlying layers, so that the 
loss of fines was thereby reduced. The remaining moist material, 
with a texture of somewhat clayey sand, was kneaded on oilcloth or 
canvas and divided six to eight times to duplicate samples weighing 
about 14 pounds, 

At hole 3, at Salem, the sludge was collected in barrels and allowed 
to settle over night, the water being then siphoned off. The remain- 
ing material was too wet to divide on canvas. It was therefore 
thoroughly mixed in the barrels and divided by discarding alternate 
bucketfuls until duplicates weighing about 14 pounds were obtained. 
This method also involved some loss of fines because of the slow 
settling of the claylike portion and the difficulty of siphoning without 
stirring the light fines. 

At Woodstown two especially constructed boxes, each fitted with a 
set of three screens, were employed. The solid material from the 
collecting barrel was spread on cheesecloth on the screens in the hope 
that it would filter the clayey water of the sample, which was then 
poured into the boxes. The operation was not successful. Either 
no water would pass through, or if it did the colloidal matter passed 
through with it.. The collecting and filtering operations, both at 
Salem and at Woodstown, were seriously hampered by freezing. 
Filtering was abandoned, and the plan of dividing the solid and 
liquid portions separately and proportionally was tried, the end prod- 
ucts of each division being combined for the final sample, which 
was then dried in pans over oil stoves, care being taken to avoid 
overheating and oxidation of the glauconite. It was feasible to 
collect some of the samples at Woodstown by means of the auger and 
the core tool. These samples were mixed and divided on canvas and 
dried on oil stoves. 

At Sewell it was also possible to collect some of the samples with- 
out sludging, but that method proved necessary for many of them. 
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The labor of mixing and dividing large quantities of marl was obviated 
by using a trough with an end gate for collecting the sludge, as shown 
in Plate VII, B. The sludge in the trough was mixed thoroughly, 
and a sufficient quantity ladled out to provide duplicate samples, 
one of which was dried as above described and the other preserved in 
a 4-ounce wide-mouthed bottle. If more than one troughful was 
required for a given sample, proportionate amounts were preserved 
from each troughful and were mixed and divided for the final sample. 
This method was used at the other localities whenever sludging was 
necessary, care being taken to keep the sludge as thick as possible 
and to operate the sand bucket so as to take only material from the 
bottom of the hole. 

Disadvantages of wet method.—'The main disadvantage of the wet 
method of collecting marl samples is that by loosening the marl some 
of the finer constituents are mingled with water, and the relative 
proportions of coarse and fine materials are thereby slightly altered. 
The coarse constituents of the marl are relatively heavy and settle 
rapidly to the bottom of the trough, so that it is frequently difficult 
to get a uniform mixture. There is danger, too, of intermixture of 
material from farther up the hole, but this may be obviated to a 
considerable degree by suitable casing. 

As shown on pages 125-126, the finer constituents of the marl con- 
tain potash in amounts varying from place to place and in different 
beds at the same place. Where the potash content of the fines of a 
given sample is less than that of the sample as a whole a loss of fines 
in collection would mean some enrichment of the sample, or an un- 
due amount of fines collected would mean a corresponding impover- 
ishment of the sample. 

Three pairs of samples, one of each pair taken by the auger or 
core tool and the other by the wet method, at hole 8, at Sewell, show 
that the wet samples ran lower in total potash than the others by 
amounts ranging from 0.07 to 0.35 per cent, the average difference, 
weighted according to the thicknesses represented by the samples, 
being 0.285 per cent. As similar methods were followed at succeed- 
ing holes it seems probable that these figures show the order of dis- 
crepancy between the wet and auger or core-tool methods. 

The lithologic character and potash content of the samples from 
Salem and Woodstown are comparable to similar features of samples 
from other holes, so that there appears to have been no undue en- 
richment or impoverishment of the samples from those localities on 
account of fines. 

The potash was determined throughout this investigation by the 
method outlined by Hicks and Bailey.* 


з Hicks, W. B., and Bailey, R. K., Methods of analysis of greensand: 0.5. Geol. Survey Bull. 660, pp. 
51-58, 1918. 
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Determination of weight.—The density and moisture content as 
well as the potash content were determined for several samples of 
greensand, as shown in the accompanying table. 

Potash, moisture, and density determinations for selected samples of New Jersey greensand. 


[R. K. Bailey, analyst.) 


H30 
Field Locality. КО. | at about | Density. 
No. 100° C. 


Per cent. | Per cent. 
MEO EEIOTOS So len], Di) ае Rome asa ioa poteit Jj 6.1 


M-9 | Hole 5, Woodstown (p. 31) 6.48 23:071 EE 
M-10 | Hole 5, Woodstown (p. 31)..............-.....- Жз 17.56 A AD | энге RES 
M-63 | Sewell, West Jersey Marl & Transportation Co....... сыз 7. 80 20. 50 2.958 

К | Atlantic Potash Co., about 14 miles east of Marlton................ 7.63 14. 20 2,925 
R | R.S. Ryan plant at Reeves station, 2 miles north of Medford. .... 6.25 17.38 3. 068 


а Sample damaged before reaching laboratory and contents transferred to bottle; hence Н.О content 
may be lower than that ofactual sample. 


Samples M—7, М-9, and M-10 were collected with the idea-of finding 
how much water the greensand would retain when saturated. They 
were collected in an excess of water and forwarded to the laboratory 
in sealed cans. Before analysis they were placed in containers which 
would prevent evaporation but permit the excess water to drain 
away. Тһе analyses show that marl taken directly from the pit and 
loaded without drying in wagons or freight cars, as was done by one 
company, may contain from 18.5 to nearly 25 per cent of water. 

Sample M-63 was collected from a fresh stock pile gathered for 
shipment at a pit about three-quarters of a mile S. 70° E. from Sewell 
station and had been taken from the pit only a few moments before 
collection. It is a mixture of gray and dark-green marl. 

Sample K was taken from a depth of 20 to 32 inches in the top of a 
stock pile that was probably less than a year old. It consisted of a 
mixture of green and brown marl judged in the field to be of excellent 
quality. i; 

Sample R came from a freshiy opened bed about 10 feet below the 
surface. It was black marl of apparently good quality. 

Four determinations of the weight per cubic foot of greensand as 
taken from the ground were made in the field by weighing the material 
used to fill evenly a measured box of convenient size. A sample of 
the same material in each lot was preserved for the determination of 
moisture. The average weight of the material as taken from the 
ground aecording to these measurements was about 93 pounds to 
the cubic foot, or about 2,500 pounds to the cubic yard. The average 
weight of the dried material calculated from the moisture percentages 
in the above table was about 79.5 pounds to the cubic foot. A 
fifth determination of dried residues from several samples obtained at 
hole 6, Woodstown, gave 81.8 pounds to the cubic foot, but some of 
these residues had been exposed to the air for several days after 
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drying. The average weight of the five dried samples was about 80 
pounds to the cubic foot, or 2,160 pounds to the cubic yard. 

The figures given above are probably fairly accurate for the weight 
of the better material as ordinarily handled. Estimates of tonnage, 
however, are concerned with marl in the ground, which is presumably 
much more compact than marl removed to stock piles. According 
to the density determinations given in the table the weight of dry 
greensand, if massive and compact, would range from 182.7 to 191.4 
pounds to the cubic foot and would average about 186 pounds to 
the cubic foot, or more than 5,000 pounds to the cubic yard. The 
marl in the ground, being unconsolidated, is probably much less 
compact than the degree required by this figure. Its actual weight 
doubtless lies between the two extremes given and for the purposes 
of estimate may be assumed to be their mean, 133 pounds to the cubic 
foot or about 3,580 pounds to the cubic yard. Тһе voids, or open 
spaces due to lack of consolidation, would represent on qum assumption 
28 per cent of the mass of the marl. 

Collection of well data.—During the progress of field work several 

‚ well drillers were interviewed and: farms on which wells had been sunk 
were visited. The well records at the office of the State geologist 
at Trenton were searched for data bearing on the districts explored. 
Published accounts were also reviewed with the hope of extending 
the inferences based on the drilling. 

Other field data.—The field notes of the State geologist and his staff 
were kindly placed at the disposal of the writer and have been utilized 
to supplement the information gained by drilling. 


GEOLOGIC MAP. 


The geologic map as prepared by Knapp on the scale of 1 inch to 
the mile (1:63,360) has been adjusted to the somewhat larger base 
of the U. S. Geological Survey (1:62,500). (See Pls. I-III.) The 
map does not show Quaternary deposits, and as these are widely 
distributed throughout the area, it shows the actual surface conditions 
at comparatively few places. Itis valuable, however, in showing the 
general breadth and outline of the areas in which the marl beds may be 
presumed to be within reach of the surface and may serve as a useful 
basis for tonnage estimates for any selected area. In its preparation 
Knapp visited all available exposures and made frequent tests with 
the auger. The map may be regarded as generally accurate. One 
or two slight modifications in it have been made as a result of the 
writer's observations. At a few other places surface examination 
suggested further modifications; but without opportunity for the 
detailed work necessary for revision it was thought best to leave the 
map unchanged. It is therefore presented essentially as drawn by 
Knapp but without delineation of the formations preceding the Nave- 
sink or succeeding the Shark River. 


SALEM DISTRICT. 21 


All localities discussed are referred so far as practicable to the 
maps (Pls. I-III), consecutive numbers being employed in order of 
reference. The locations of many of the wells are not accurately 
given in the available descriptions. The positions of such wells 
are indicated on the maps with a query (?). 


RESULTS OF FIELD WORK. 
SALEM DISTRICT. 
SELECTION AND LOCATION OF SITES. 


Published accounts give little information about greensand marl 
hear Salem, but the geologic map of the State shows both the com- 
bined Hornerstown and Navesink marls and the Vincentown sand 
Occupying broad areas near Salem and passing southwestward to 
Delaware River. Salem has railroad facilities and, through Salem 
Creek and its tributary Fen- 1 
wick Creek, excellent means of | " 


water transportation. It was SER 
therefore decided to make Salem e 2 
т 4 


the starting point in the inves- 
tigation. 

The selected drilling sites lay 
оп opposite sides of Walnut 
Street, about three-quarters of 
a mile S. 23° W. from the court- 
house, on the farms of Louis 
Fogg and T. R. Miller. A sup- 
plementary hole was started in 
a field belonging to Lucius 
Hires, about a quarter of a mile 
north of the other sites. 


HOLES 1 TO 4. о Ya А % 1 Mile 
а چچ ڪڪ ج‎ SS UUA] 


The overburden at hole 1 FIGURE 2.—8ketch map of part of the Salem district, 
proved so thick, 25 feet, that showing the location of holes 1-4, 
commercial development 
seemed unlikely. It was therefore determined merely to check the 
thickness and character of the overburden at the other holes in that 
Vicinity and to confirm the character of the marl at one other local- 
ity. Thus at hole 2 only the overburden was penetrated; at hole 3, 
the overburden and 16 feet of marl, enough to show the presence of 
marl in commercial quantity and quality. At hole 4 the drill stuck 
in gravel at a depth of about 9 feet. Work was discontinued because 
of the thickness of the overburden in holes 1 to 3 and the reported 
thickness of overburden in wells in the vicinity. The positions of 
the four holes are shown in figure 2; their records follow, 
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Records of holes in Salem district. ` 


Locality 1, hole 1. 


[Farm of Louis Fogg, Walnut Street, Salem, about three-quarters of a mile S. 23° W. of courthouse. Ele- 


vation of surface, about 2 feet. S.J. Taylor, driller. 
(M-5.)] 


Thick- 
ness. 


Depth. 


sample. 


Analysts: Chase Palmer (M-1 to M-4), R. K. Bailey 


Field 


No.of| KO. 


Formation. 


Рі. in. 

Top sod and dark soll... 2... aatis ees peewee 

Clay, dark gray, sandy, with scattered quartz 
pebbles and including 6-inch water-bearing 
bed of yellow pebbly sand at depth of 3 feet 
3 inches. 

Gravel, coarse and fine angular fragments 44 4 4 
inch to 2 inches in diameter, chiefly quartz, 
with some chert. More or less alternation of 
sand and gravel with considerable yellow clay, 
pebbles becoming more rounded. A few 
weathered needles of amphibole (?). 

Sand, deep yellow to orange-yellow, with black 
specks; contains scattered tiny pebbles, espe- 
cially near the top. Lowest foot glauconitic. : 

Clay, glauconitie, yellowish green, somewhat 1 
sandy, containing scattered pebbles + to 4 
inch in diameter and scattered chocolate-col- 
ored clay pellets. 

Glauconite beds, clayey, yellowish, with some 4 
coarse particles of quartz; grades into clay 
above. At base a few ferruginous and clayey 
nodules 4 to#inch in diameter and contain- 
ing grains of glauconite. 

Glauconite beds with more or less grayish-yellow 
clay intermingled. Lowest foot nearly black; 
some nodules with grains of glauconite. 

Glauconite beds, black, with grainsof glauconite 4 3 
as large as 2 inch in diameter and a few 

rains of quartz. 

Glauconite beds containing considerable green- 1 
ish clay, scattered tiny pebbles of quartz | 
about 4 inch in diameter, and glauconitic con- 
eretions as large as 4 inch in diameter. 

Glauconite bed like last but toward base con- 3 9 
taining shell bed that was not measured but 
is probably only a few inches thick. 

Glauconite beds with greenish clay in some- 2 
what larger proportions than above. Some 
fragments oflarge shells ( Exogyra or Gryphaea) 
and broken casts composed of consolidated 
greensand together with a few tiny pebbles 
(“rice gravel’’?) are included. 

Sand, glauconitic and clayey; much quartz, 4 2 
some grains of which are fine enough to float 
by surface tension; clay, greenish gray, less 
Кул than in above beds; some shell frag- 
ments; water bearing. 


14 


Ft. in. 


1 
бз 


"n i 


25 F 


26 


30 


37 4 


41 


42 


46 4 


48 4 


52 6 


Per cent. 


6. 11 


6.30 


6.57 


7.27 


T. 26 


Recent. 
Pleistocene. 


Do. 


Do. 


Hornerstown. 


Do. 


Do. 


Do. 


Navesink (?) а 


Mount Laurela 
and Wenonah, 


a For the use of these names in this and subsequent records see stratigraphic notes, pp. 135-137. 


Locality 2, hole 2. 


[Same general locality as hole 1, 310 feet S. 42° 3’ W.fromit. Surface elevation, about 2feet. С. С. Hol- 


laday, driller.] 


Thick- М 
ness Depth. Formation. 
Ft.in Fi. in. 
Soiland muck, dark colored 1 1 Recent. 
Clay, gray, hy Y мара Mer eee НИЕ See VR 6 3 т З | Pleistocene. 
Gravel with yellow sand and small quartz 8 9 16 Do, 
ceeded by lighter-eolored sand and gravel containing peb- 
bles; usually not over {inch but locally 2inchesin diam- 
eter; succession generally similar to that at hole 1. 
Gravel, deeper yellow, less admixture ofsand............... 8 8 24 8 Do. 
Sand, yellowish to greenish, with increasing amount of 9 25 5 | Vincentown (?). 
glauconite. н 
Glauconite beds with some admixture of yellowish clay, not 
penetrated. 


e- 


SALEM DISTRICT. 23 


Locality 3, hole 3. 


[Meadow belonging to Т. В. Miller, on Walnut Street, about three-quarters of a mile south of courthouse 
at Salem and 330 feet N. 38° W. from hole 1. Surface elevation, about 2 feet. С. С. Holladay, driller. 
Analyst, R. K. Bailey.] 


, Field 

cot Depth. | No.of| KO. Formation. 
X sample. 

Рё. їп. | Ft. in. Per cent. 

Top soil and black muck..............- EE 2 Di natos са Recent (?). 
ay, bluish gray, very smooth and soft, not 7 BER жу | КШ Do. 
gritty like that below soilin holes 1 and 2. 
аг, peaty, with pieces of twigs and 7 ПСА аа ЫЫЫ Do. 

ark. 2 

Gravel, grayish, containing small quartz peb- 5 218 r КЕК IDA Pleistocene. 
bles and а pebble of greenstone 2 inches in 
diameter; becomes yellowish and finer tex- 
tured with grains of glauconite in the lower 
Dart. 

Sbuconite beds, containing some yellowish 5 26 
clay. 21 ў 3 

Glauconite bed, at first coarse, then finer, with 5 31 M-7 6.14 | Hornerstown. 

, considerable clay. 
lauconite beds with considerable green clay 5-6 36 6 M-8 7.72 Do. 
and scattered grains of quartz as large as 4 
Inchin diameter; lumps of green clay contain- 
ing glauconite grains indicate more clayey 
layer at base. 
Glauconite bed like those above; not penetrated. ОЧРА ИЧ were eee Do. 
Locality 4, hole 4. 
[Meadow belonging to Lucius Hires, about 1,350 feet N. 10° W. from hole 1. Elevation of surface, about 2 


feet. S.J. Taylor, driller.] 


Thick- 
ness, | Depth. Formation. 


Рі, in. Ft. in. 


Brown and black soil and muck 1 6 1 6 Recent. 
КИЧҮ O sonde ek cue bn ie a cod PE 4 6 6 Pleistocene. 
Sand, drab, very clayey, containing a few angular quartz 6 6 6 Do. 
Pebbles and a gray sandstone pebble 2inehesin diameter. 
Tavel with coarse pebbles, chiefly quartz, some as large as 21 8 7 Do. 


2 inchesin diameter; not penetrated further. 


The data of holes 1 to 3 are summarized in the following table: 


Thickness and quality of greensand beds at holes 1 to 3, Salem. 


Sample. n 
л Thick. | —Verage 
Hole. Bed. Thickness ios о, xU si 
No. repre- K30. of bed. z 
sented, K:0.a 

E Рі. in. | Per cent. | Ft. in. | Per cent. 
Пос ороо таван А, ЧЕ ara es occu Mw. ТИЛШИ ewe esperti ste nat Bp TE 257 | ric ee 3 
Upper bed . .......+--- alo Es 7 4 a 25 } 12 4 6.22 
ITS Em EP RES PEC E ELT a 6.86 
Lower bed.........-----e nnl. 2 7.26 2 7.96 

2 | О+егїлгаеп..........--.---------------------.]-------+-+]-..-.....2 ЛЕ dO a PE nce iE 
Eee iioi eere АТУ ED THE erp mer BE Ple ES 
Upper Ъе@й.......---.-------------------..... Меш. 10 6.14 10 6.14 
Middle bed (not репеітабейӣ)................. M-8..... 5 6 7.12 5 6 T-T 

Average: 

SESE ОЕП O T T EDO eS c eee a | ote O ec c 553 о E 
Upper bed 1109. 66.19 
Middle bed.. c94 b7.19 
Lower bed. ... 2+ с7.26 
22 2 d 6.69 


а Average for bed weighted according to thickness represented by the respective samples. 
b Average for bed in 2.5-acre tract weighted according to thickness at respective holes. 


с Figures for hole 1 only. К ч 3 
4 Average for entire thickness of marl in 2.5-acre tract, assuming that thicknesses for middle and lower 


beds at hole 1 apply to entire area. 
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WELL DATA. 


According to Twitchell * six wells have been drilled at Salem for 
J. Q. Davis, east of the railroad station, on the margin of the meadow 
adjoining Fenwick Creek, at an elevation of 8 to 5 feet. Three of 
these wells are 130 feet deep and three 100 feet. The water rises 
within 1 or 2 feet of the surface. As is shown by the record below, 
the wells start in the Vincentown sand, which, with a foot of over- 
lying marsh mud, constitutes an overburden of 20 feet. The com- 
bined Hornerstown and Navesink marls are 35 feet thick, and the 
water is taken from the underlying Mount Laurel and Wenonah 


sands. 
Record of well of J. Q. Davis, at locality 5, Salem. 


[Elevation, 3 feet; depth, 130 feet.] 


Thick- 4 
ness. | Depth. Formation. 


Feet. Feet. 
Матеа 0009; 600: ea еа at ona mn pie o улл 1 1 


Yellow sand with some greensand. . . 19 20 | Vincentown. 

Olive-green marl...........-...-.-e eene aa a o a 10 30 | Hornerstown and Nav- 
esink. 

Dark-green Marl... „оен нанне таене анне етсе ка 10 40 Ро. 

Green marl, slightly lighter in color........-..----- 15 55 Do. 

Sand with Belemnites and some fragments of shell 5 60 | Mount Laurel апа 
Wenonah. 

Sand, water bearing. ........-. e e ae erre 70 130 Do. 


If Twitchell's interpretation of the record at locality 5 is correct 
the boundary between the Vincentown and Hornerstown should be 
drawn far enough west to include at least this locality. 

A well at Oakdale farm (locality 6), about a quarter of a mile 
southeast and down the dip of the beds from locality 5, shows 40 
feet of marl beneath an overburden of 30 feet of clay, gravel, and 


sand. 
Record of well of Stewart Craven at locality 6, Salem. 


[About 0.4 mile 8. 52° Е. from railroad station, on south side of street. Elevation, about 10 feet. С. С. 
Holladay, driller and informant.] 


ek Depth. Formation. 


Feet. Feet. 
80 30 | Pleistocene and Vin- 


Olay, 79701 Sand Ее. Р ee eee eee wee ШШ. 
і d centown (?). 


Blue and black marl 40 70| Hornerstown and 
Navesink. 
Sand with somemarl mixed іп it (marl may have come from 10 80 | Mount Laurel and We- 
above). nonah. 
Sand withigood water 0.0...) ll uelle ane sence 23 103 Do. 


It seems likely that much of the overburden here is Pleistocene 
rather than Vincentown. The same statement is probably true 
regarding localities 1 to 4, as shown by the detailed records. At 
locality 5 also Pleistocene beds may form a larger share of the over- 
burden than is thought by Twitchell. 


4 Twitchell, M. W., unpublished manuscript. 


SALEM DISTRICT. 25 


The northwestward beveling of the greensand marl by erosion is 
perhaps shown by the following record: 


Record of well of H. J. Heinz Co. at locality 7, Salem. 


[Fenwick Creek, about 0.35 mile N. 42? W. of railroad station. Elevation, about 3 feet. C. C. Hulladay, 
driller and informant.] 


TOR Depth. Formation. 
Feet. Feet, 
8 8 | Pleistocene. 
3 11 | Hornerstown and Nav- 
esink (?). 
6 Do. 
53 70 Do. 
5 15 


If the green and blue marl of the above record are undisturbed a 
diminution of 26 to 31 feet in the thickness of the marl has occurred 
between localities 6 and 7. The overburden also has been reduced 
from 20 or 30 feet to only 8 feet. The thick yellow sand and the 
gravel in the lower part of the hole suggest that the entire mass of 
the material penetrated by the well may be Pleistocene and may 
represent filling in the formerly more deeply eroded valley of Fen- 
wick Creek. Present data are insufficient to determine this point. 

A 40-foot well drilled by Haines Bros. for Howard Harris 5 about 1 
mile west of Salem penetrated only fine yellow sands to a point near 
the bottom, where the color changed to white. These sands are 
probably Pleistocene. This well is cited merely to show the thickness 
of Pleistocene overburden that may be expected along the lower 
course of Salem Creek and in low-lying lands near the Delaware. 

A well at Moores Corner, about 1.2 miles south of the courthouse 
at Salem, shows the continuance of thick beds of marl along the strike, 
but it shows also the increase in overburden toward the southeast. 
The record follows: 


Record of well of Frank Brown at locality 8, Moores Corner. 


[Opposite fork and about 100 feet east of road. , ee about 11 feet; depth, 120 feet. C. C. Holladay, 
riller. 


Thick- x к 
ness. Depth. Formation. 
Feet. Feet. 
4 4 | Pleistocene. 
3-4 MS Do. 
32+ 40 Do. 
Greensand 25-30 70 opens and Nav- 
esink, 
Binck sand, water Беде... as ak наа 50 120 | Mount Laurel and We- 
nonah ? 


5 New Jersey Geol. Survey Ann. Rept. for 1901, p. 105, 1902, 
88625°—22——3 
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Southeast of the area mapped as Vincentown three additional 
borings throw light on the thickness and character of the overburden 
in that district. 

A well drilled for Dr. Hummel at Sandy Ridge farm (locality 9), 
about 1 mile N. 42° W. of the Quinton railroad station, shows, 
according to C. C. Holladay, driller, 36 feet of overburden and 23 
feet of ‘light-colored marl." This marl may be Vincentown, but it 
lies within the area mapped by the State Geological Survey as Kirk- 
wood and may represent a marly phase of that formation, which 
farther southeast is known as the Shiloh marl member of the Kirk- 
wood formation, and was formerly dug as a fertilizer. 

A well near Hagerville gives the following record: 


Record of well of James Pettit at locality 10, about half a mile southeast of Hagerville. 


[South side of road. Elevation, 5+ feet. С, С. Holladay, driller and informant.] 


Thick- 


Tess! Depth. Formation. 
Feet, Feet, 
Clayiieravelandssandient 212 d. ou. LORI. МОМ e] 17 17 | Pleistocene. 
Shelf marl; effervesces strongly with acid 10 27 | Kirkwood (?). 
OUKEN AA cot ILICE LR. UOS US 58 5 0. 
Sand and coral; stopped in ceoral.................221......-. 15 100 | Vincentown (?). 


It is supposed that the upper bed of marl in this well may repre- 
sent the Shiloh marl member and the lower bed the lime sand 
or Vincentown. Upon this assumption the Hornerstown marl at 
locality 10 will lie 110 feet or more beneath the surface. 

The well of Jerry Powell, on the west bank of Hope Creek near its 
mouth (locality 11), “a stone’s throw from the Delaware,” is said 
by С. С. Holladay, driller, to be 264 feet deep. The greensand is 40 
feet thick and 200 feet below the surface. Water is obtained from 
a yellow sand beneath the marl. The marl is very compact. 

Two wells about 24 miles east of Alloway on the road to Daretown 
show the increase in depth of the marl beds in the direction of the dip. 
One well is on the farm of Parvin Lloyd and the other on the farm 
owned by Samuel C. Reeve and occupied by Henry Hile. Both wells 
are at an elevation of about 40 feet. Woolman’ presents the follow- 
ing combined record: 


6 Cook, G. H., Geology of New Jersey, pp. 471-473, 1868. 
*Woolman, Lewis, Artesian wells; New Jersey Geol. Survey. Ann. Rept. for 1901, p. 102, 1902. 
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Combined record оў two wells 24 miles east оў Alloway. 


(No. 1: Elevation, 40 feet; depth, 240 feet; driller, Abraham Darlington. No. 2: Elevation, 30 feet; depth, 
205 feet; drillers, Haines Bros.] 


Thick- Р 
TOSS- Depth. Age or formation. 
Feet Feet. 
18 18 | Miocene in part at 
least. 
90 108 
72 180 | Mostly lime sands 
[Vincentown]. 
74 1814 Do. 
8} 190 ро. 
1 191 Do. 
14 205 | Middle marl. 
35 240 | [Hornerstown and 
Navesink]. 


The thickness of the lime sand here is noteworthy, as is also the 
thickness of the marl, which lies 191 feet below the surface. 


Record of well of Salem Water Co. at Quinton. 


[Depth, 248 feet; Kisner & Bennett, drillers.] 


Thick- , A 
ness. Depth. Formation. 
Feet. Feet. 
1 | Recent. 
3 4 Do. 
26 30 Кыштоо 
пау, clayey ша 8 38 | [Manasquan.] 
Alternations oflime sand and limerock. . ........ 108 146 | [Vincentown.] 
(Chon cele SONS коес ыу e Биле. - АЙ. WE 2 148 | [Hornerstown and 
и Navesink.) 
Greensand marl and shell comminuted by drill 14 162 Do. 
ТТЕР ИРУ Бус dw знн тне 166 | [Mount Laurel and 
Wenonah.] 
Gray quartzosesand with з\айег...........................- 82 248 Do. 


? New Jersey Geol. Survey Ann. Rept. for 1894, p. 194, 1895. 


In the above record the formation names in brackets are substi- 
tuted by the writer for those used in the report cited. The thickness 
of the lime sand (108 feet) is remarkable. The thickness of the com- 
bined Hornerstown and Navesink is rather low. 


OTHER DATA, 


'The exposures of the three important marl beds nearest to Salem 
occur along Mannington Creek and its tributary Swedes Run in 
Mannington Township, from 3 to 5 miles northeast to nearly east of 
Salem. The limestone phase of the Vincentown sand is also exposed 
at the same locality. These formations were dug and utilized as 
fertilizer years ago, and analyses of samples from them are given by 
Cook.: 


8 Cook, G. H., Geology of New Jersey, pp. 441-442, 1868. 


p 
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LIME SAND. 


The use of lime in extracting potash from greensand lends interest 
to the occurrences of the lime-sand and limestone phases of the Vin- 
centown sand as possible sources of the lime. The following analyses 
given by Cook show the character of this material: 


Analyses of limestone and lime sand from the Vincentown sand in Mannington T'ownship.a 


1 2 3 
Phosphoric acid. 0. 04 0.20 -|| Alumina 
Sulphuric acid . . б „28 Oxide ofiron. 
Silieie acid. ... be 8.11 Carbonate of] 
Magnesia... йалын. ..- 1.81 1.40 К ИР ЖЕРЕ 


96. 00 


| 99.05 | 99.54 


| M 


а Cook, G. H., op. cit., pp. 441-442. 


No. 1 is described as a fair sample of the “ Yellow limestone" in 
Mannington Township. No. 2 is described as lime sand from pits of 
John Fowler, Swedes Bridge, Mannington Township. This is a 
sample of the loose variety, is gray in color, and contains many green- 
sand grains. No. 8 is described as lime sand from William Barber’s 
pits, along a branch of Mannington Creek, Mannington Township. 
This lime sand was extensively used as a fertilizer. The stony layers 
were burned for lime, which had a wide use and gave good satisfac- 
tion. 

These pits have long been idle and have probably passed into other 
ownership, but the general locality can readily be identified from the 
map. The average content of carbonate of lime for the three samples 
is 66.3 per cent. The low magnesia content is noteworthy. Meas- 
urements of thickness are not now available, but the former use of the 
lime sand suggests its presence in commercial quantity. Cook ° 
writes: “William Barber’s yellow limestone quarry is perhaps the 
finest in the State; he has dug 25 feet in it without finding bottom; 
it is made up of alternating tabular masses of limestone and lime 
sand, the stone from 4 to 12 inches thick and the sand from 8 inches 
to 2 feet thick." 

The Shiloh marl, to which reference has already been made, was 
dug on branches of Stow Creek along the county line, about 9 miles 
southeast of Salem. Тһе five analyses given by Cook 1° show a maxi- 
mum content of about 15 per cent of carbonic acid (CO,), equivalent 
to 32 per cent of carbonate of lime. These analyses show a maxi- 
mum of 2 per cent of phosphoric acid and of 1.55 per cent of potash 
and soda combined. 


9 Cook, G. H., op. cit., р. 273. 
10 Idem, pp. 471-472. 
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ESTIMATES OF TONNAGE AND VALUE. 


At locality 1 the thickness of the marl sampled was 23.3 feet. At 
locality 3 the thickness sampled was 15.5 feet, but the marl at this 
locality was not penetrated. The average of the thicknesses sampled 
is 19.4 feet, but for purposes of computation it may safely be assumed 
as 20 feet. The average potash content, weighted according to the 
thicknesses represented by the respective samples, is 6.62 per cent. 
The weight per cubic foot of marl, on the assumption of 28 per cent 
of voids, as explained in a previous paragraph, is 133 pounds. On 
43,560 X 20 х 133 х 0.0662 _ 
= ae = 3,800 
tons of potash (approximately), and 2.5 acres would contain, 9,500 
tons. 

With an 80 per cent recovery and a price of $2.50 per unit (March, 
1920), the available potash in a ton of greensand from the localities 
sampled (6.62 per cent K,O) would be worth $13.24 and that in an 
acre $760,000. It is doubtful, however, if the price of potash can be 
Maintained at that figure. At $1.50 per unit under the same condi- 
tions the available potash in a ton of greensand would be worth $7.94, 
and that in an acre $456,000. These values have only theoretical 
interest, as they depend upon the potash being made available by 
processes whose success has not been demonstrated. 

Although the estimates given are for a single area of 2.5 acres the 
well records cited show that greensand marl occurs generally beneath 
the Salem area. The wells at localities 5, 6, and 8 show thicknesses 
of greensand ranging from 25 to 40 feet. These wells, as also the bor- 
ings at localities 1 and 3, are near the southeastern border of the bev- 
eled greensand belt, where the thickness is greater. Toward the 
northwest the thickness may be presumed to diminish to zero along 
the general northwestern border of the belt. 


this basis 1 acre would contain 


UTILIZATION OF THE DEPOSITS. 


The record of the well at locality 7 appears to show that the over- 
burden may not be as thick along Fenwick Creek as elsewhere in the 
Salem district. On the other hand, the marl shown in that record 
may be reworked material of Pleistocene age and if so may have a 
lower percentage of potash than the undisturbed Cretaceous deposits. 
Systematic prospecting along the creek would be necessary to settle 
these uncertainties. 

Elsewhere the overburden in the Salem district appears to be too 
thick to permit any immediate utilization of the greensand in the 
Hornerstown and Navesink marls, but the deposit may be regarded 
as a resource of possible future value. 
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WOODSTOWN DISTRICT. 
SELECTION AND LOCATION OF SITES. 


Considerable marl reported as of good quality was dug in the 
vicinity of Woodstown in the early days, and the material is still 
readily accessible, as is also the lime sand, which occurs in several 
stream valleys near the town. Railroad transportation is available, 
and Salem Creek has been reported as navigable below Sharptown. 
It is now utilized as far up as Course's Landing. Woodstown thus 
seems a favorable place for commercial development of the marl. 


Hole No.6 
© 

Но!е Мо, 
Q 


Осе and-Cold 
Storage Со; l 


I} STATION. BN ) 


Taf 


0 A % % 1Mile 
[= ڪڪ ڪڇ‎ 
FIGURE 3.—Sketch map of part of the Woodstown district, showing the locations of holes 5 to 7 and of 


certain wells near Woodstown. 


The site selected is a field belonging to Isaac K. Lippincott, at the 


north boundary of the borough, east of the road between Woodstown 
and Auburn, as shown in figure 3. 
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HOLES 5 TO 7. 
Three holes were sunk in an area of 24 acres; their records follow: 


Records of holes in Woodstown district. 


Locality 12, hole 5. 


[Field of Isaac К. Lippincott, about 1 mile north of Woodstown station, 20 feet east of culvert on road 
to Auburn, on north side of creek. Elevation of surface about 48 feet. S.J. Taylor, driller; R. К. 


Bailey, analyst.] 


, Field 
Thick- Depth. | No.of | КО. Formation. 
sample. 


: Рі. їп. | Ft.in. Per cent. 

Soil, a to brownish, clayey, with some 6 А оссо ар Recent. 
sand and grassroots; scattered quartz pebbles 
as large as 1 inch in diameter. 

Olay, sandy, with pebbles larger and more 1 а.е ELE Pleistocene, 
eo than above; some lumps of green- 
Sand. 

Sand, yellow, with larger proportions of green- 29 Жее. ДИТ MA Do. 
sand and some pebbles. 

Sand, yellow, becoming greenish with increasing Hi GL SCORE seen Do. 
proportion of glauconite, few if any pebbles; 
grades downward into glauconite beds. 

Glauconite beds with considerable greenish-gray aL ALL EKER PERE 
Clay and fine quartz particles. Some scat- 
tered pebbles more than 4 inch in diameter 
and some gravelly material possibly worke 
down by sticking of pipe. 

Glauconite beds containing some fine sand...... 11 

Glauconite beds, dark greenish gray, compact, 11 8 
clayey, plastic. 

Glauconite beds, somewhat coarser; include a 5 5 26 1 
few grains of quartz and chert about ү inch in | 
diamoter and a few pieces of shell. At 22 feet 
S beeomesrunny. Two small pebbles | M-10 7.56 as 

Glauconite beds with considerable light-green 3 2 29 3 
clay, more firm. Lowest 1 foot contains frag- 
ments of shell and some quartz grains. 

Glauconite beds, with much drab-gray clay, 10 4 39 7| M-1 7.14 | Navesink. 
little or no quartz. At 32 feet material be- 
comes soft and tends to run. At 33 feet 8 
inches chocolate-colored clay pellets appear 
in glauconite material, also scattered coarse 
grains of quartz. 

Glauconite beds with much gravel, considerable И OU URES ТЕ € Mount Laurel and 
drab clay and some shell fragments; water- Wenonah. 
bearing. 


\ M-9 6.48 | Hornerstown. 


ER 
oo 


to 
to 


Locality 13, hole 6. 


[Field of Isaac К. Lippincott, Woodstown, 375 feet N. 30° E. from hole 5. 
feet. S.J. Taylor, driller; Е.К. Bailey, analyst.) 
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Elevation of surface about 53 


Top soil, dark, clayey, with some sand 
Clay, sandy i 
Gravel yellow, in matrix of sand and cl 


quartz pebbles aslarge as 24inchesin diameter. 


Glauconite beds, stiff, with dark-greenish to 
black clay, containing some small rounded 
quartz peb 
smooth ovate pebble noted at bottom. 

Glauconite beds, clayey, homogeneous, with 
somewhat larger proportion of black glauconite. 

Glauconite beds similar to above but including 
at base afew inches of underlying stratum. 

Glauconite beds with greenish-drab clay, much 
intermingled quartz sand, and yellow grains 
probably of weathered ferruginous chert; 
coarser grains of clear and yellow-stained 
quartz and chert as large as 4 inch ín diameter, 
angular and rounded; runs into pipe, water 
bearing; not sampled. 

Glauconite beds, black, clayey, viscous, appar- 
ently uniform. (Sample M-14—2 feet of 
material from 21 feet 10 inches to 23 feet 10 
inches.) 

Glauconite beds, green, larger proportion of 
glauconite; runs easily; uniform, character; 
sample bailing*taken at depth of 29feet. One 
fish tooth observed. 

Glauconite beds, green, greater proportion clay, 
stiff, fine textured, apparently uniform. 
Sample M-16 represents material from depth 
of 30 to 31 feet. $ 

Glauconite beds, less clayey, green material with 
larger proportion. of glauconite, fine texture, 
soft; tends torun. Sample M-17 taken from a 
bailing at depth of 34 feet 7 inches but appar- 
ently representative of entire thickness. . 

Glauconite beds, brownish black, comparatively 
littleclay. Sample M-18 taken from a bailing 
at depth of 40 feet but considered representa- 
tive of entire thickness, 

Glauconite beds, brownish black, containing 

ravel, sand, clay, and much glauconite. 

ravel grains fg to $ inch in diameter; some of 
clear quartz, angular; others rounded and com- 
posed of quartz and chert. Chocolate-colored 
clay pellets+ to 4inch in diameter also present. 
Some of gravel grains smooth and polished 
(“rice gravel"). А 

Glauconite beds containing progressively more 

quartz sand butlessclay and glauconite. 


ч Field 
а Depth. | No.of} KO. Когшайоп. 
ý sample, 
Ft.in. | Рі. іп. Per cent. 
1 1 Recent. 
озү Луи Кї ERS OS АН лаз аа 4 Tab Pleistocene. 
8 8 10 Do. 
8 1 Idol | 
bles inch in diameter. One M-12 5.74 | Hornerstown. 
5 3 18 4 | 
2 2 20 6| M-13 5.79 Do. 
14 LION) EBE 8 s eai Ud RT. « Do. 
3 2 25 M-14 6.98 Do. 
5 30 M-15 7.88 Do. 
47 34 7| M-16 7.80 Do. 
5 5 40 М-17 7.76 Do, 
3 6 43 6| M-18 7.56 | Navesink. 
1 6 45 M-19 2.92 Do. 
PN I (flere cl ye ro Mount Laurel and 


Wenonah, 


WOODSTOWN DISTRICT. 


Locality 14, hole 7. 
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[Field of Isaac К. Lippincott, Woodstown, 330 feet S. 83° E. from hole 5. Elevation of surface about 50 feet. 
S. J. Taylor, driller; К. К. Bailey, analyst.] 


Thick- 
ness. 


Depth. 


Field 
No. of 
sample. 


K30. 


Formation. 


Soil, brown, clayey 
lay, brown, зё, becoming gray and sandy 
toward base. 

Gravel, matrix of grayish-drab clayey sand, 
пагы pebbles as large as 14 inches in diam- 
eter, 

Clay, very sandy, deep yellowish brown, with 
some streaks of gray sandy clay. 
lay, brown, sandy, with a few pebbles and 
sd grains of glauconite that give a greenish 

int. 

Gravel with quartz pebbles as large as 13 inches 
indiameter. Matrix sandy clay, compact. 
and, glauconitic, with some clay and a few 
small pebbles, greenish brown, becoming more 
greenish downward with increasing propor- 
tion of glauconite. At depth of 11 feet washed 
Sample contained a large percentage of quartz 
sand and some grains of gravel, which may 
have descended from above in drilling, 
lauconite beds, grayish green, stiff clayey 
Material, becoming somewhat more compact 
at base. Sample M-20, taken from 12 feet 6 
inches to 13 feet 6 inches, regarded as repre- 
Sentative of bed. 
lauconite beds, grayish green, soft; tends to 
run. Sample M-21 taken from a bailing at 
depth of 18 feet, regarded as representative. 
lauconite beds, more greenish color, upper 18 
inches fairly stiff; lower part soft, with tend- 
eney torun. Less clay and quartz than over- 
lying bed. Numerous shell fragments, nod- 
ules of mareasite with included grains of glau- 
conite. Sample M-22 represents 1 foot of 
material taken at depth of 20 to 21 feet but 
regarded as typical of entire bed. 

Glauconite beds of lighter-green color due to 
admixture of green clay; glauconite grains 
fine and black, soft, with tendency to run. 
Nodules of mareasite and a few clay pellets 
present. Sample M-23 regarded as represent- 
ative of bed, but includes only material from 
25 to 26 feet. 

Glaueonite beds, grayish black, containing 
pieces of shell and a few quartz pebbles rang- 
ing from 2 to 15 inches in diameter, Аб 27 
feet sample M-24 taken of water circulating 
through glauconite beds. Sample М-25 taken 
from bailing at depth of 31 feet regarded as 
representative of entire bed. 
ardpan, dense reck composed largely of iron 
carbonate and containing scattered grains of 

lauconite; whitish when first encountered 
but purplish drab after drying and standing. 

Glauconite beds, thin; green clayey layer, then 
greenish to blackish-gray material, rather soft, 
in alternating layers. Sample M-26 from a 
bailing at depth of 34feet regarded as repre- 
sentative of bed below the hardpan. 

Glauconite beds; stiff clayey layer about 3 
inches thick succeeded by water-bearing glau- 
conite and quartz sand 6 inches thick. 
lauconite beds, blackish-gray material, rather 
Soft and uniform. 

Glauconite beds with some gravel, water bear- 


ng. 

Gleuconite beds, somewhat coarser. Sample 
taken from bailing at 41 feet. 

Glauconite beds, containing casts of gastropods, 
pieces of shell, rice gravel, and considerable 
clay. Grades downward into more sandy 
material with continuation of rice gravel. 

Sand, mostly quartz but with some glauconite, 
clay, and s e fragments. 


Ft. in. 
1 
1 6 


8 


10 


6 6 


сл 
© 


17 2 


18 2 


24 


31 6| 


37 


Fi. in. 


Per cent. 


M-20 


M-23 


М-24а 
М-25 


5. 62 


6.48 


7.87 


05,87 | 
7.40 


6. 66 


Recent. 
Pleistocene. 


Do. 


Vincentown (?) 


Hornerstown. 


Do. 


Do. 


Do. 


Do. 


Do. 


Navesink. 


Do. 


Mount Laurel and 
Wenonah. 


Do. 


a Water only. 


b Dried residue from water sample. 
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The data of holes 5 to 7 are summarized in the following table: 


Thickness and quality of greensand beds at holes 5 to 7, Woodstown. 


| Sample. 
PES Average 
Thick- 
content 
о; Bed. Thickness of ted of 
No. repre- K30. 5 K:0.4 
sented. 
е Ft. in. | Per cent. Ft. in. | Per cent. 
Оаа CO е EE SORTIE EIER ER Pt er Socr eee men А xL il a - m 
Gray marl... M-9..... 12 9 6.48 12 9 6.48 
Green marl.... M-10.... 8 7 7.56 Ray, 7. 56 
CHOCO OAD eee esse LI Posen = M-H.... 10 4 7.14 10 4 7.14 
МО Ери еп eee CCELI EE OEC eer SOME es Becomes it std жый ri . 
M-12.. 8 4 5. 74 
QELA TRATES а a ar ees ie M-13.... 2 2 5.79 11 10 b 5.75 
ceu m ыр: d dete 
Me 3 2 © a 
-15... 5 е 
Саа ыы» УРЕ ЕЗАРА Зна: дааин M-16. 4 7 7.80 18 2 7.67 
m 5 5 A E 
-18... 3 6 .56 
TUlocolgto MIA Iss - ES EE dua лате Ва a nnn 19: ў 16 292 } 5 6.17 
TN OVERDUE a =e ols ИДЕЕ СОЛАЕ [ТР ~~ E e 12 И seats 
M-20.. 4 8 5.66 
@үзу лайм „л Le cope et tr sens LR mma [МЕДЕР 1 5. 62 11 6 6.07 
M-22.... 5 10 6.48 
M-23... 2 7.97 
GEES. оез ВЕРА Ааа M-25.... 5 6 7.40 8 c 7.39 
H- re су d ede ctn o 
RR abe 5 6. 66 
Chocolate marl......... Safe che c Sopra bie pfe dec | М, р, 3 ы tansi iz 14 11 d 6.45 
|(м-28.. 2 6.57 
Average: | 
rernu don-se аас ааа = edes Ж д. Жеб. E 10° ara 
GTR LOSE E cU Mm е Е Es 2 — є 6.12 
Green тиат1.... 1 e 1.58 
Chocolate marl | 8 9 e 6,69 
| 32 4| 76.80 


а Average for bed weighted according to the thicknesses represented by the respective samples. 
b Average for 10 feet 6 inches. 

с Average for 7 feet 6 inches. 

4 Average for 7 feet 9 inches. 

e Average for bed in 2.5-acre tract weighted according to thickness at the respective holes. 

f Average for entire thickness of marl in the 2.5-acre tract. 


WELL DATA. 

A number of wells drilled in the vicinity of Woodstown furnish 
supplementary data regarding the thickness of the overburden and 
of the marl. Three of these wells (at localities 15 to 17) were sunk 
during the field investigation by the Survey party. 


Record of well of Joseph Allen at locality 15, near Woodstown. 


[Well is 1.1 miles 8. 84° W. of railroad station, on north side of road. Elevation, about 50 feet; diameter, 
6 inches; depth, 105 feet. Joseph Allen, informant; C. C. Holladay, driller.] 


Thick- 


ness. Depth. Formation. 


Feet. Feet. 
13 13 


Overburden largely yellowish-gray clay with some gravel; Pleistocene. 
white quartz pebbles as much as 1 inch in diameter on 
j 58 71 | Vincentown (?) to 
Navesink. 
34 105 | Mount Laurel and 


Wenonah. 


WOODSTOWN DISTRICT. 35 


Although the shell bed at the top of the Hornerstown is not present 
in this well it occurs in openings on Mr. Allen's property about 3,500 
feet to the southwest: The thickness of the marl seems a little exces- 
sive, but the bed was reported as all greensand. Probably some of 
the glauconitic phase of the Vincentown is included. 

A well drilled earlier probably not far from locality 15 shows a 
Somewhat different record. 


Record of well of Charles Е. Allen, about 1 mile west of Woodstown.4 


[On road to Sharptown. Elevation, about 50 feet; depth, 135 feet. Haines Bros., contractors.] 


Т Depth. Formation. 
Feet. Feet. 
Surface deposits, clay, gravel, ete 30 | Pleistocene, 
Light-colored sand... ........-.-.- 5 35 | Kirkwood. 
г тоге Si EE „ынна. 15 50 Do. 
ime sand mixed with marl. ... ES 15 65 | Vincentown. 
Greensand marl. ..... 2 Seog. Basse НЧА ИК EAA рү: 35 100 | Hornerstown and 
Navesink. 
SEGARA SEA a РИИ У ЕРНИ РНЕ РУ 15 115 | Mount Laurel and 
Wenonah. 
ЖЕ ӨАИ ШЫЛ Ае eta waa c Je Sucre d as eda. 20 135 Do. 


Record of well of J. Gilbert Borton at locality 16, near Woodstown. 


[About 0.21 mile beyond the borough limits of Woodstown, on west side ofroad to Auburn. Elevation, 
about 55 feet; diameter, 44 inches; depth, 75 feet. Chalkley Haines, driller.] 


Thick- " a 
ness Depth. Formation. 
‘ Feet. Feet, 
Boil 1 1 | Recent. 
Е 11 12 | Pleistocene. 
3 15 Do. 
30 45 | Hornerstown and 
Navesink. 
30 75 | Mount Laurel and 
Wenonah. 


Record of well of William Cole at locality 17, near Woodstown. 


[About 0.83 mile north of borough limits of Woodstown, on west side of road to Auburn. Elevation, about 
68 feet; depth, 30 feet, Chalkley Haines, driller.] 


Thick- 


ness, | Depth. Formation. 


Fed. Feet. 
D ope EM v IIo ous 20 20 | Pleistocene (?) and 
Cretaceous. 
Een ud mundus E... ААН. 10 30 | Hornerstown and 
Navesink. 
CL SHG У Е CER EE аса HALLE. ЖИКС Ml eani. ИШ ee and 
enonah, 


The overburden at locality 17 is probably slight, and most of the 
Well is in greensand marl. 

The following notes on the deep wells supplying water to the 
borough of Woodstown, which were kindly furnished by Dr. Twitchell," 


u Twitchell, M. W., unpublished manuscript. 


Woe sah lor 


* 
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of the State Survey, will be of interest to any company that proposes 
commercial development of the greensands: 


The town supply of Woodstown, Salem County, is drawn in part from six wells 
near the bank of the creek at an elevation of about 20 feet and varying from 136 to 
149 feetin depth. The average flow of each well from the top of the casing, 1 foot above 
the surface, is about 60 gallons per minute; temperature 58°. The wells draw from 
the Mount Laurel-Wenonah sands, which were water-bearing from 60 to 114 feet 
below sea level. A seventh well at this point was prospected to 776 feet. Water- 
bearing sands were found at the top of the Magothy-Raritan formation from 276 to 319 
feet below sea level and also ngar the bottom of the series at 756 feet below sea level. 
Between these two horizons an alternating series of sands and white and red clays 
was found, all of which apparently belong to the Raritan and Magothy formations, 
which here have a thickness of 480 feet, with base not reached. The water at 296 
feet (276 feet below sea level) rose within 14 feet of the surface, and that from 776 
feet (756 feet below sea level) within 18 feet. In 1915 a new well was driven to a depth 
of 340 feet, which drew upon the upper horizon in the Magothy-Raritan at 310 feet. 
The yield of this deep well on pumping is 300 gallons per minute, and it has there- 
fore proved an important addition to the town supply. 


Available records of the 340-foot well differ somewhat, but’ the fol- 
lowing, taken from a letter in the files of the State Geological Survey, 
checks fairly well with the samples now preserved at the pumping 
station and kindly shown to the writer by Mr. Oren Conover, city 
engineer. 

Record of well of Borough of Woodstown at locality 18. 
[Elevation, about 20 feet; depth, 340 feet. Haines & Hollinshead, drillers.] 


Thick- ; 
ness Depth. Formation. 
Feet Feet. 
Meadow mudiant рта im.) aaea E seed 15 15 | Quaternary. 
ESOO ИА RO ohare oo. han cornea AS O 10 25 | Vincentown, 
(аита SA es renin ean nein E aa a a 40 65| Hornerstown and 
ў Navesink. 
Chocolatemarl hard: з. о. ВЕ n oe oue 10 75 0. 
Grayssandy water earning cer s eu LT EE 75 150 | Mount Laurel and We- 
nonah. 
Black clay marl............ THERAPIES UU РЕ 160 310 | Marshalltown to Mer- 
chantville ? 
буш айча ETAL ышы E беды. e 30 340 | Magothy ? 


The samples of material below the marl show some variation from 
the description in the above record. Samples taken at depths of 185 
and 210 feet show a fine-textured micaceous gray clayey sand, con- 
taining small pebbles and fragments of shell. These represent the 
Englishtown sand, which was not utilized. The entire thickness of 
greensand marl is present, for both shell beds appear to have been 
penetrated, as indicated by the samples. 

Three wells have been drilled for the Ice & Cold Storage Co., one 
block north of the depot, at an elevation of 50 feet (locality 19). 
The writer is indebted to Dr. Twitchell for the following description: 

Two of the wells have a diameter of 6 inches, the other of 44 inches; the last and 


one of the 6-inch wells are 160 feet deep and obtain water from the Mount Laurel- 
Wenonah sands 50 to 110 feet below sea level—the same horizon which supplies the 


I 


гр Bi оС 


-— 
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Shallower town wells. This water rises within 16 feet of the surface. The other 
Well has a depth of 360 feet and draws from a water-bearing sand at the top of the 
Magothy 270 to 310 feet below sea level; the water rises within about 50 feet of the sur- 
face, The Englishtown sand was found at a depth of 190 to 210 feet (140 to 160 feet 
below sea level) and was slightly water-bearing. 

It is evident, therefore, that at Woodstown four water horizons have been recog- 
nized, two of which are utilized—in the Mount Laurel-Wenonah sand at 50 or 60 feet 
below sea level, in the Englishtown sand at 140 feet below sea level, at the top of the 
Magothy-Raritan beds at 270 to 276 feet below sea level, and in the Raritan beds at 
756 feet below sea level. 

_ Although the Vincentown occurs here and is covered by a layer of Kirkwood clay, 
lt is not reported as water-bearing. 

The following is the detailed section for the deepest well near the depot. Notes 
on the fossils found in this boring were published in the annual report for 1901, page 
93. The statement that Belemnitella was found at 240 to 250 feet in the Woodbury 
18 regarded as of doubtful accuracy, as this form has never been reported from any 
9f the outcrops of the Woodbury. 


Record of well of Woodstown Ice & Cold Storage Co. at locality 19. 


[Elevation, 50 feet; diameter, 6 inches; depth, 360 feet. Haines Bros., contractors.] 


Thick- 


meee? Depth. Formation. 
a Feet. Feet. 
ауе! AD VOLO CITE a a sien cis e a ова E e 25 25 | Pleistocene. 
E I, BF E RS O EES ET YT РЕ ый 5 30 | Kirkwood. 
she SANG wt. POETS CNM acacia 2. m aes rere 10 40* Vincentown. 
helllayer containing Gryphaea, Terebratula, and other fossils. 10 50 | H ч rners own and 
avesink. 
Pure greensand marl, very dark........-.. eren. 30 80 Do. 
lghter-green greensand marl, mixed with light-gray clay; 10 90 Do. 
Contains Belemnites at about 90 feet. 
lightly clayey, dull yellowish-gray sand, about one-third 45 135 | Mount Laurel and We- 
Breensand, two-thirds whitish quartz sand, with Belem- nonah, 
Nites and molluscan fossils. 
Black and white clear sand; resembles pepper and salt mix- 25 160 Do. 
ure; Belemnitella, Terebratula, and other fossils, etc. 
(The last two divisions, from 100 to 160 feet, are largely 
water bearing throughout and supply wells Nos. Land 2.) 
6 ayey greensand with molluscan {088118...................- 10 170 | Marshalltown. 
Dark sand y clay; large admixture of white quartz sand with 20 190 Do. 


a smaller proportion of greensand; contains mollusks, 
Foraminifera, and other fossils, sume as Marshalltown. a 

Greenish-gray sand, consisting of white quartz and green- 20 210 | Englishtown. 
Sand grains, the ree aac ke ey ingi . Thisstratum was 
slightly water bearing but was not utilized. ‘These speci- 
mens contained mollusks, Foraminifera, etc. 


ark, very stightly greenish micaceous clay with very little 40 250 | Woodbury. 

freensand. G@ryphaca and Belemnitella at 240 to 250 feet. 

till darker, almost black mucaceous clay with yellowish 40 290 Do. 

pebbles between 270 and 290 feet. No fossils observed. E А 
Decidedly greenish clay; contains at 290 to 300 feet some 40 330 | Merchantville. 


molluscan fossils similar to fossils at Lenola, but different 
from those observed in the overlying beds. Nodules at 
290 to 310 feet. 

Medium coarse gray or bluish-white sand, abundantly 30 360 | Magothy and Raritan. 
water bearing; supplies well No. 8. 


From the above section the dip of the water-bearing formations from their outcrop 
їз аз follows: Mount Laurel-Wenonah sand 28 to 30 feet; Englishtown 34 feet; Magothy- 
Raritan 38} feet. 

In this well, as at the borough wells, the entire thickness of the 
green-sand marl is penetrated, and 10 feet of the lime-sand phase 
of the Vincentown is represented. 
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A well about 1 mile southeast of Auburn, on the road to Woods- 


town, furnishes the following record: 


Record of well of Benjamin Cheesman at locality 20, near Auburn. 


[Elevation, 100 feet; depth, 301 feet. Water rises within 100 feet of surface. Haines Bros., drillers. ] 


Thick- Т 
RSS Depth. Formation. 
Feet. Feet. 

TIGL COIS К a НЕА ИЕК СОЛ C CE N a 2 2 
CORA ETA VOA bok ese RI E a ea Eee 4 6 [Quaternary and Ter- 
Orange-colored sand, ‘‘molding sand" .............. 8 14 |f tiary.] 
“Bullhead” boulder on green clay marl............ 1 15 
Light olive-colored greensand тпаг1................. 10 25 
Clay, gravel, and greensand mixed, dark olive color. 10 35 |\[Hornerstown and 
Lighter olive-colored greensand consisting of whitish quartz 10 45 Navesink ?] 
HERE ag Пе кйш. М Eon m d 

eddish-yellow quartzose sand with a few greensand grains 5 5n 
Sandy, marly clay; a few greensand grains..........--.----. 20 115 | uo E and 
Reddish-yellow sand, same as above... ..-..:...-.--- suus. 10 125 ped 
Olive-green clay and sand, white and red-stained quartz 20 145 

grains, and some glauconite grains. 
Gravelly conglomeratic mixture of whitish quartz grains and 10 155 |l Marshalltown to Mer- 

dark-blue mineral grains (vivianite); teeth and vertebra | } КОЛО e?] 4 

of shark. 
White sand and running black mud...... — ku 25 180 
Du. clay a ші оша An 2 2 |) 

edium sand, very slightly oliv 90 я 3 ra 
Coarser sand, bluish white, with water..........-.-.-- : 10 300 | мевот ШОШ 
Red and white mottled clay; colored water blood-red . . . . . . 301 oh 


а New Jersey Geol. Survey Ann. Rept. for 1896, pp. 127-128, 1897. 


The interpretation of this record is not very clear because of the 
general distribution of quartzose material. Some of this material 
from higher beds may have become mixed in drilling with material 


of lower beds. 


There seems to be, however, 30 feet of greensand 


marl overlain by 15 feet of overburden. This locality is about 2 
miles from Point Airy railroad station and about 1 mile from Old- 
mans Creek, which, according to the map, seems large enough to 


utilize for transportation. 


Two wells at Sharptown show similar but not identical records. 


Record of well of William Richman at locality 21, Sharptown. 


[About 500 feet north of upper bridge over Salem Creek. Elevation, about 10 feet; depth, 136 feet. С.С. 


Holladay, driller and informant.] 
Thick- ' ; 

658. Depth. Formation. 

Feet. Feet. 
DUE Oll M e breue M. 567 10 10 aree ecd and Тег- 
ШУ аЛа py le cc eam oan Е 7 80 |f tiary 
NIA заасан аас 31 11 | Hornerstown and 

Y Navesink. 

аа оо ИРЕЕТ УИ SES 10 121 |\Mount Laurel and 
Sand and grav 15 136 Wenonah. 


[A 
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Record of well of Thomas McAllister at locality 22, Sharptown. 


[About half a mile N. 29° W. from upper bridge over Salem Creek, east of road. Elevation, about 52 feet; 
depth, 155 feet. C. C. Holladay, driller.] 


ess Depth. Formation. 
Soi Feet. Feet. 
E эшн нр Mer жле UEM АЗЫН ЭГЕ ЫН! M 20 20 Muster д 
S аа мое. ld ЖА. Tel 30 50 |f Kirkwood 
esand.. 20 70 OQ n and 
8 IIO О S Do SOTE 30 100 Navesink. 
аата еа онна: спа ва ста ue 10 110 |Mount Laurel and 
MN SUN. ЕРСИ ЕСЭ cit Anite QUU. OE 45 155 ‘Wenonah. 


The city wells (locality 18) and those of the Ice & Cold Storage Co. 
(locality 19) lie in the Vincentown belt southeast of the greensand 
marl. The thickness of the greensand penetrated by these wells, 50 
feet, may therefore be regarded as the maximum thickness for the 
district. The holes bored by the cooperating surveys (localities 12— 
14) lie within the greensand belt, near its margin, and show somewhat 
lower thicknesses, averaging 35 feet. In consideration of the thick- 
nesses at the Sharptown wells (localities 21 and 22; 31 and 40 feet, 
respectively), this average seems a little low and may indicate a con- 
Siderable erosion of the greensand at localities 12—14. 


OTHER DATA. 


Marl was formerly dug on the north side of Salem Creek about 
0.15 mile west of the borough limits. This locality was considered 
ав a drilling site for the present work but was given up because of 
the thickness of the overburden above the upper beds of marl. 

Along Nihomus Run about 1.5 miles northwest of Woodstown 
(locality 23) the marl was formerly dug and used by many people. 
The following section was then exposed: 12 


Section of marl beds on Nihomus Run. 


Feet. 
Yellow lime sand and yellow limestone. .............-...-........ 9 
Sinks tert t ementi E EE E RE I HE SOLO 4-6 
(uscito Logs RSEN E МАЛА Ае ронун ае БЕА EOL 15 


Chocolate marl. 


These pits are not now operated, and they lie too far from the 
railroad to be commercially attractive. 

At Oldmans Creek, about 3.5 miles from Woodstown, below the 
bridge on the road between Point Airy and Harrisonville, the lime 
sand is exposed in an old pit now largely filled with water. This 
locality is cited by Cook * as a place where the lime sand was well 
exposed and commonly dug. 

12 Cook, G. H., Geology of New Jersey, p. 272, 1868; New Jersey Geol. Survey Ann. Rept. for 1886, р. 


179, 1887. 
9! Cook, G. H., Geology of New Jersey, р. 273, 1868. 


40 POTASH IN THE GREENSANDS OF NEW JERSEY. 


LIME SAND. 


As shown on the map the lime sand beds on Nihomus Run come 
within about a quarter of a mile of the railroad. At that place they 
should be somewhat thicker than at the pits farther down the creek, 
because they are farther back down the dip. They have doubtless 
been somewhat eroded, but the three measurements given at Niho- 
mus Run and in the wells at localities 18 and 19 show that a thick- 
ness of 10 feet or more of lime sand may be expected at Woodstown. 
No data regarding its quality are available, but inferences may be 
drawn from its former rather extensive use. The deposits on Salem 
Creek are crossed by the railroad and are probably the most accessi- ' 
ble. At the city wells (locality 18) the lime sand is covered by 15 
feet of overburden. 


ESTIMATES OF TONNAGE AND VALUE, 


The average thickness of the greensand marl in the 2.5-acre tract, 
as indicated on page 34, is about 32 feet. The average potash content, 
weighted according to the thicknesses represented by the respective 
samples, is 6.80 per cent. In computing this average the thicknesses 
employed for holes 6 and 7 were those of which the respective samples 
were considered representative, as indicated in the records of these 
holes. Thus in the 2.5-acre tract a bed of greensand 32 feet thick and 
containing 6.80 per cent of potash (K,O) may be assumed. Here, 
as in the estimates for the Salem district, the weight of a cubic foot 
of greensand, 28 per cent being allowed for voids, is assumed to be 
188 pounds. Under these conditions an acre at the selected site 


would contain а = х 138 ны = 6,300 tons of potash (К,О), 


and the 2.5 acres would contain 15,750 tons. On the assumption 
of a recovery of 80 per cent and a price of $2.50 per unit of 20 pounds 
(March, 1920) the potash in a ton of greensand would be worth 
$13.60, and the quantity in an acre of ground at the selected site 
would be worth $1,260,000. It seems unlikely that the price will 
long remain so high. At the more probable figure of $1.50 per unit 
the potash in a ton would be worth $8.16 and that in an acre would 
be worth $756,000. These values are hypothetical, because the pot- 
ash must be recovered by processes not yet satisfactorily demon- 
strated. | 

The wells at localities 15, 18, апа 19 show that a maximum thick- 
ness of 50 feet of greensand marl may be expected in the vicinity 
of Woodstown. Northwestward the thickness diminishes to zero 
because of the gentle southeasterly inclination of the beds and the 
beveling effects of erosion. Thus at Woodstown, as at Salem, the 
greensand in ‘considerable thickness underlies broad areas. The 
2.5-acre tract may, in the light of the analyses from other districts, 
be considered as representative for this district. 


MULLICA HILL. 41 
UTILIZATION OF THE DEPOSITS. 


The overburden in the sample area averages about 10 feet in thick- 
ness. Farther east it is undoubtedly thicker. To the west the over- 
burden is irregularly distributed, and its thickness would have to be 
determined for any given locality but should not be excessive within 
the area mapped as greensand. 

The analyses show that the higher and lowermost beds have some- 
What less potash than the middle beds but that practically all are 
Usable. Water stands in the holes within a few feet of the surface 
and would have to be considered in any plan for mining the green- 
Sand. 

The railroad offers at present the most feasible means of transpor- 
tation. The map shows several sites that could be utilized along 
the railroad from Woodstown northward toward Swedesboro. 

Salem Creek below Courses Landing and the canal to the Delaware 
are now used by barges for general freighting. Between Courses 
Landing and Sharptown the creek is shallower but might perhaps be 
used by boats or scows of lighter draft. The hills south of the creek 
and west of Sharptown apparently afford good thicknesses of marl 
Within reach of water transportation. 


MULLICA HILL. 


The steep bluff just east of the railroad station at Mullica Hill 
(locality 24) has long been known for its excellent exposure of the 
basal bed of the Navesink marl and for its numerous fossils. The 
Section (see Pl. VI, B) is as follows: 


Section of Navesink marl near station at Mullica Hill. 


Greensand marl, loose, dark green..................-.- c eere T 
Shell bed with more or less coherent matrix of marl and quartz 
Vnus E со cup э E E A EEA E T 3—4 
rell Ctr МАЕ ч (с УЕ ы А E a SOE TET 4 
Reddish-brown sand to road level. -rrna cotal teil qoe nue 154 
304 


The two lower beds are overwashed with marl from above and are 
hence dark colored. The veneer of marl may be removed by scraping 
with the foot and the yellow sands (Mount Laurel) exposed. Many 
of the shells are as much as 4 or 5 inches in diameter. 

Marl was formerly dug at several places near Mullica Hill and was 
favorably regarded, perhaps because of its relatively high content of 
Phosphoric acid, which, according to two analyses cited by Cook," 
Tan as high as 3.48 and 3.60 per cent. A sample taken by W. C. 
Phalen on the Henry Edwards place, 2 miles southwest of Mullica 


М Cook, С. H., Geology of New Jersey, p. 437, 1868, 
880250—22—4 
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Hill, was analyzed in the laboratory of the United States Geological 
Survey and found to contain 7.15 per cent of potash. The greensand 
at this locality is 5 feet or more thick and is overlain by 15 to 20 feet 
of clay and gravel.5 In 1916 some 50 tons of marl was shipped for 
experimental purposes from the pits of Mrs. E. B. Sharp (locality 25), 
about 1.15 miles S. 64? E. of Mullica Hill station. The lime sand also 
occurs in the same vicinity. 

Several localities near Mullica Hill and Jefferson station were 
visited with the idea of selecting a drilling site, but the overburden 
in places sufficiently near the railroad proved to be too thick to per- 
mit hope of commercial development. 


SEWELL DISTRICT. 


The pits near Sewell have long been known for their excellent 
marl, which was used as a fertilizer. More recently it has been used 
for experiments in extraction of potash. Excellent railroad facilities 
are available, and there are extensive areas of relatively even ground 
in which the overburden does not seem excessive. The actual area 
drilled at Sewell included only 2.5 acres, but data for a number of 
localities within a radius of 3 or 4 miles of Sewell are available and 
may conveniently be discussed in connection with the results of the 

-borings of the cooperating surveys. These localities are therefore 
included in the Sewell district. | 


EDWARDS RUN. 


Relatively recent observations by the State geologist on branches 
of Edwards Run 2 to 3 miles west of Sewell show the exposures 
described below. 

At locality 26 an old marl pit at an elevation of about 70 feet 
shows the upper part of the combined Hornerstown and Navesink 
beds. 


Section in road cut at locality 27. 


Pleistocene gravel (Bridgeton). 

Kirkwood, thin layer. Feet. 
СОКО а еа аа ЫК vet oe К жЕ ткт 2—8 
Terebratula bed, base of Vincentown, elevation 75 feet. 

Hornerstown marl. 


Section in old pit near ice house at locality 27, north of road. 


Feet 
"ERBEN OO FORDONUTOIUS ne 22 erre c esie e rS а chats le 4 
сетот атте LEN ӨНӨ A Soke tenn on la = 5-6 


Hornerstown marl. 
At а pit near the pond just north of locality 27 and slightly lower 
there is a good exposure of Hornerstown marl but no Vincentown. 


15 Ashley, б. H., Notes on the greensand deposits of the eastern United States; U.S. Geol. Survey Bull. 
660, pp. 39, 47, 1918. 
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Section along road at locality 28. 


Pleistocene gravel. Feet. 

Матео lay таа. аР. oat НОЕ te toes Coleen wee 2 

Vincentown, more or less marly 5 

Terebratula shell bed, elevation about 70 feet. 

Hornerstown-marl down to flood plain.......................... 152 
22 4- 


These exposures are typical of the partial sections available here 
and there through the marl belt. 


BARNSBORO. 
Several well records give an idea of the thickness of the marl and 
its overburden near Barnsboro. 
Record of well of John Shutes, near Barnsboro.% 


[Elevation, 120 feet; depth, 140 feet; water rises within about 50 feet of surface.] 


pine Depth, Formation. 
А Feet Feet 

Whitish quicksand ТЕЧЕ EEE EIE T E 1. EE vd 58 5 [Kirkwood?] 

reensand marl..... ^ E 9 ТО n Eod 
"Dooolate marl.............. 15 105 [Hornerstownand Nav- 
Shell rock ......- 2 107 || esiak] 

тта РЕ ИНЕ s 10 117 Mont Laurel and 
Rue ERA LSER WAVER Eee ae ea EEE 23 140 f Wenonah.] . 


а New Jersey Geol. Survey Ann. Rept. for 1896, p. 131, 1897. 
Record of wells of Dilks Bros., locality 29, near Barnsboro.4 


[About half a mile south of crossroads in Barnsboro; two wells; elevation, about 100 feet; depths, 110 and 170 
feet. Haines Bros., drillers.] 


Thick- д F 
E Depth. Formation. 
Рес. Feet. 
Surface soil.......- Ar OE Sneed aoe ee ke 5 5 
Tange-colored вапФ@......................-........--....... 34 89. тч rna 
ark clay; “no greensand nor other microorganisms?" ...... 55 b 40 Јака ood?] 
Light-green marl..-....---------- wes OE ee daaa fa 20 60 2 
Rusty green marl; lower 10 feet with coarser quartzose sand 25 85 ИВЕ 
grains. Е є esink. 
Gray sand with a few clay seams; Belemnites at 95 and 105 70 155 
feet; abundance of water at 110 feet. 4 
ESAD CIAL Ea a a a a wes 15 170 


“ New Jersey Geol. Survey Ann. Rept. for 1896, р. 130, 1897. 
ù Record evidently erroneous. 


J. L. North kindly furnished records for the wells of Charles Dilks 


and Isaac Dilks, said to be 175 and 135 feet deep respectively. As 
the two records are similar only the first is given, 
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Record of well of Charles Dilks, at locality 29a, three-fourths of a mile south of Barnsboro. 


Thick 


Marl 
Shale 


G ieee Depth. Formation. 
[ 
7 Feet. Кей. 

Wellow finemelder’s Clay ec. alsa енеке Бе 40 40 | Kirkwood (?). 

Lore Tr ec AT EN pr 60 100 |\Vincentown (?)toNav- 

Б 105 esink (?) 
Black and white pepper sand. 35 140 | Mount Laurel and We- 
35 nonah. 


Coarse green Sand 


175 | 


This record differs considerably from the previously published 


record of the same well given above. 


It may be noted, however, 


that the Belemnites, a form characteristic of the basal part of the 
Navesink, which occurs at 105 feet in the first record, corresponds 
in position with the base of the shale in the second record, and that 


in both records marl begins at 40 feet. 


Either the marl is unusually 


thick or it includes a glauconitic portion of the Vincentown sand. 


Reeord of well of Dr. W. Р. Chalfont at locality 30, Barnsboro. 


[Depth, 149 feet. 


J. L. North, driller and informant.] 


VELO татр ad IUE. Si on SMa aaa 
Fine yellow quicksand... Ж 
Marl and shale..... 


Od Ateius а. - Die ыан. ~. аан 


Hard shale.... 
Greensand; plenty of £ 


Thick- | , T 
TOSS, Depth. Formation. 
Fect. Feet. 
28 28 | Pleistocene. 
35 03 | Kirkwood. 
50 113 | Hornerstown and 
Navesink. 
30 143 (Mount Laurel and 
6 149 Wenonah (?). 


A well at locality 31, about a quarter 


of a mile farther west, sunk 


by J. L. North for James Tomlin, gave a similar record. 


Record of well of James Jessup at locality 32, near Barnsboro.a 


[About 1 mile northwest of Barnsboro, on road to Mount Royal station. 
Joseph Pratt, driller.] 


water rises within 70 feet of surface. 


Elevation, 70 feet; depth, 3184 feet; 


Thick- |. 

mass Depth. 

Feet. Feet. 
Surface loam 5 5 
(Css lesa a lta ee ee ee — 30 35 
Black mud and marl alternating in 8 to 10 foot layers; alittle water at 90 and 100 feet. - - 80 115 
Black mud zd 183 298 
Fine white sand. ... 5 303 
Coarse white gravel with water 155 318} 
Stopped on dark quicksand. 


a New Jersey Geol. Survey Ann. Rept. for 1897, р. 256, 1898. 


ù The “greenland”’ is the lower marl, as shown by the occurrence of Belemnites and Hzogyra on the banks 


of a small creek a few hundred feet to the west, 
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J. L. North furnishes the following record for the well of James 
Jessup. The discrepancy between the two records illustrates a 
difficulty sometimes experienced in trying to procure accurate well 
data. From either record it is evident, however, that greensand 
marl in commercial quantity is probably present. 


Record of well of James Jessup, near Barnsboro. 


[ Elevation, 90+ feet; depth, 333 feet; according to J. L. North, informant.] 


Thick 
ness D epth 
Feet. Feet 
80 83 
200 283 
40 323 
10 333 


* 


HOLES 8 TO 10. 


Three holes, Nos. 8 to 10, were sunk on the property of the West 
Jersey Marl & Transportation Co. east of the railroad track half 
а mile south of the station. Their location is indicated on the map 
of the company's property (fig. 4), drawn about 1890 by J. C. Voorhies, 
Secretary, and kindly loaned by him for use in this report. The 
records of these holes follow. 
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FIGURE 4,—Map of the property of the West Jersey Marl & Transportation Co. and adjoining property 
i near Sewell station, After J. ©. Voorhies, 
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Records of holes in Sewell district. 


Locality 33, hole 8. 


47 


[Property of West Jersey Marl & Transportation Co., at Sewell, 2,750 feet southeast of center line of rail- 
Elevation of surface, about 70feet. R.K. Bailey, analyst. 


road station and 40 feet east of center of track. 
S. J. Taylor and J. L. North, drillers.] 


Тор soil, drab-gray sandy clay, with few pebbles. 

Clay, fine, sandy, grayish buff at top, with a 
few subangular pebbles as much as 2 inches in 
diameter. Fewer pebbles and deeper-yellow 
color in lower part. { 

Sand, very fine, very clayey and micaceous, 
with considerable ocher; finely bedded; white 
sandy streaks occur in the yellow to deep 
orange colored material; water bearing at base. 

Glauconite bed, grayish to olive green and 
clayey. 

Sand composed of quartz and glauconite. 

Glauconite beds, grayish ос; clayey... 

Glauconite beds, yellow olive, very clayey.. 

Glauconite beds, olive green, very clayey a: 
stiff; contain yellow s ecks of iron oxide. 
Sample M-31 collected dry in driven cylinder; 
M-32 collected wet in trough as check. 

Glauconite beds, very clayey, yellow olive; 
upper 2 inches contains considerable yellow 
oxide of iron. 

Glauconite beds, blackish to grayish green, 
with considerable clay. 

Glauconite beds like last (?) .............-...--- 

Glauconite beds, stiff, with much light-green 
clay. Material in this interval became mixed 
with overlying yellowish material by accident 
in driving pipe. This interval therefore ex- 
cluded from samples. 

Glauconite beds, upper part light green and 
stiff. At about 30 feet become more mealy in 
texture, with larger proportion of glauconite, 
and contain a few pieces of shell. Sample 
M-36 taken by core tool; M-36a, sameinterval, 
material collected wet as check. 

Glauconite beds, similar to above, not sampled. . 

Glauconite beds, brownish black or chocolate- 
colored, coarser textured, one rounded pebble 
half an inch in diameter noted. 

Glauconite beds, brown, with some mingling of 
green; transition beds. 

Glauconite beds, chocolate-colored, with some 
intermingling of green. Sample M-38 taken 
dry with core tool; M-38a taken wet as check. 

Glauconite beds, brownish to black, similar to 
last, water bearing. . 

Glauconite beds, similar to last but contain 
few gravel grains and an increasing proportion 
quartz sand. м 
Glauconite beds, black to grayish black; con- 
tain considerable quartz sand and the rice 
gravel but little or no shell. 

Glauconitic sand like last...................-..- 

Shell bed, gravel, quartz sand, glauconite, and 
large pieces of Gryphaea, Hxogyra, Belemni- 
tella, concretions of vivianite. 


; Field 
LED Depth. | No.of | K0. Formation. 
Г sample. 
Гі. іп. | Ft. in. Per cent. 
1 LT Pantene SS MAE Recent. 
1 S bulsss 252-1 | SPI det Pleistocene. 
8 10 T0, AU dur ast des oda crd- e Kirkwood. 
1 10 11 
j 2| 11 1 M2 3. 54 |. Hornerstown. 
11 12 
2 4 14 4| M-30 4, 54 ро. 
M-31 5.99 Do. 
It N58 ES 5.92 Do. 
4 3 19 6 | M-33 6. 70 Do. 
5 6 25 M-34 7.25 Do. 
1 26 M-35 7.40 Do. 
1 r N NE Н Do, 
M-36 7.71 Do. 
5 32 {мв 7.36 Do. 
1 33 qi ute da] ИРЕГЕ Navesink, 
6 33 6 | M-37 6.36 Do. 
6 34 M-37a 7.62 Do. 
-38 6.41 Do. 
| 2 % fM) 618 Do. 
5 41 M-39 6. 88 Ро. 
23 43 3 | M-40 5.59 Do. 
5.8 48 6 | M-41 3.51 Do. 
4 ERU eee esee ЧАЙ TEE Do. 
3 AA ded reset RE Do. 
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Locality 34, hole 9. 


[Property of West Jersey Marl & Transportation Co., 330 feet N. 20° 


about 70 feet. Е. К. Bailey; analyst. J. L. North, driller.) 


W. from hole 8. Elevation of surface, 


texture. 


grains. 


material. 


А Field 
on Depth. | No. ої) K0. Formation. 
ма sample, 
Pein. | Ft. in. Per cent. 
Top soil, brownish drab, clayey sand, fine 1 П Steele 5а | Recent, 
Sand, clayey, with scattered pebbles 21 inches 6 Lider is m epe Pleistocene. 
in diameter; matrix very fine textured, with 
floury feel and. yellow color. | 
Sand, clayey like last, with scattered gravel 1 10 SER: s valde eui ~ Do. 
Sand, clayey, very fine, micaceous, finely bed- 2 4 [gt a spe eoe e Posee. Kirkwood, 
ded, leafy texture, orange colored, with some 
white coarser sand infiltered in cracks. 
Sand similar to last but light ртау............. 2 4 SaD deaan decor ЫМА еы Do. 
Glauconite beds, yellowish olive, stiff clayey 1 8 911; M-42 4.97 | Hornerstown, 
material, with considerable yellow oxide of 
iron. 
Glauconite beds, deep olivo, stiff, clayey, upper 5 14 11| M-43 6.78 Do. 
З or 4inches oxidized like M-42 but remainder | 
with uniform. texture and color, 
Glauconite bed like last.....................uu. 1 15 
Glauconite beds, somewhat less clay, more 2 17 
mealy texture, some darker streaks and a few M-44 6.81 Do. 
pellets of chocolate-colored clay. 
Glauconite beds, distinctly darker, more mealy 4 17 4 
texture, more nearly pure glauconite grains. 
Glauconite beds, dark green to blackish, mealy 2 22 6| M45 7.48 Do. 
texture, water bearing in lower part. 
Glauconite beds, similar to M-45 4 2 26 8| M-46 7.90 Do. 
Glauconite beds, chocolate marl, brownish 3 3 29 11 | M-47 7.13 | Navesink. 
drab with greenish tint, transition beds; con- 
siderable clay with scattered ferruginous 
particles and ferruginous masses, probably 
pieces of replaced shell. 
Glauconite beds similar to M-47 but without 59 35 8| M-48 6.74 Do. 
the greenish tint, brownish black, stiff clayey 
Glauconite beds similar to M48 but containing! 5 8 40 11 | M-49 5.90 Do. 
greenish streaks. 
Glauconite beds similar to M-49............... 1 Slania 
Glauconite beds similar to M-49 but containing PA j 43 7 | M-50 3.47 Do 
considerable quartz sand and somesmall gravel | > р 1 
Glauconite beds like last but with pieces of 5 44 
shell and broken casts composed. of glauco- | 
nitic material, rice gravel. 
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Locality 35, hole 10. 


Property of West Jersey Marl & Transportation Co., about 375 feet N. 44° E. from hole 8. Elevation of 
surface about 69 feet. Е. К. Bailey, analyst. J. L. North, driller.] 


Field 


Fd Depth. | No.of} Ко. Formation, 
sample. 
т Ft.in.| Бі. їп. Per cent. 
ОЕЕО DONORA. -nsis лезде esum 8 Ө MS I - m Recent. 
Gravel, at first scattered pebbles in light-yellow 211 beret ow е ж Pleistocene. 
Matrix of clayey Sand then darker-yellow 


Coarser sand with pebbles as large as 2 inches 
8 In diameter, water bearing. " 
and, yellow and gray banded, fine textured, 41 ГАУ metn 2e... Kirkwood. 
Clayey and micaceous, becoming purplish in 
lower 6 inches. : 
Glauconite beds, blackish green, rather stiff 1 8 8| M-51 3.83 | Hornerstown. 
With clay, no oxidized layer or olive- 
green bed as at holes 8 and 9. Three pebbles 
discarded as having probably followed down 


pipe. 

So Hs beds, deep bluish to grayish green, 6 4| 15 M-52 6. 60 Do. 
1688 clay than M-51. y 
Glauconite beds, dark or grayish green, mealy 5 20 M-53 7.63 Do. 


textured, similar to M-52 but lower 6 inches 
ighter green, Ј 

Alauconite beds similar to М-58...............- 4 7 24 
auconite beds, chocolate marl, brownish 6 25 
black with some streaks of green material, 
(ШУ coarse texture but with considerable 

ау. 

Glauconite beds, chocolate тааг1...............- ie Alena 

"lauconite beds similar to Rid as contain- 3 8 35 
ng a few grains of gravel, small marcasite MER 5 
coneretions-and ТООЛ brown clay. ү Cora Do 

Glauconite beds similar to above but contain- 9 90 5 
ing fragments of shell, clay pellets, апа some- 
what larger proportions of gravel. 

Glauconite beds becoming increasingly sandy. 1 

t base consist of glauconite with quartz sand, 
brown clay, concretions, small fragments of 
Shell, and erystals of vivianite. 

Glauconite bec s, compact, hard mixture of clay, 2 5 BOER СРЕ ИРЕ es Do, 
ока sand, and glauconite with grave, 

rains. 

Glanconite beds similar to above but somewhat 27 Aart oie ternal EEE Do. 
Softer. Rice gravel and quartz sand in in- 
creasing proportion. ] 

Glauconite beds similar to last but with frag- 
Ments of shell and pepper and salt color. At 
base fragments of Belemnitella appear. 


. 52 Do. 
5,85 | Navesink, 


eA 
Е 
л сл 
E 
ом 
ex 


M-56 6.57 Do. 


0o €x 


EIOS Кый, Sel Do. 


to 
©з 
E 
~ 


BO [sema T- Do, 


or 
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For comparison with other borings in the vicinity the data of holes | 
8 to 10 are summarized in the following table: 


Thickness and quality of greensand beds at holes 8 to 10, Sewell. 


Sample. 
SS eee d 
Н conten: 
Hole. Bed. Thickness ДС of 
No. repre- K30. i K20,¢ 
sented. 
Fi. in. | Percent. | Ft. in. | Per cent. 
едо оувв оста fu CT C S ECC CE COR ааг анин EB IE D 10110,1232 5104.3 
M-29.. i » я c 
g г M-30... 2 . 
pontum А mire etter e M-31-2 11 5,96 8 8 5.61 
M-33.. 4 3 6. 70 
M-34.... 5 6 7.25 
зү артил] EC Pq PEA aes 3 A едә А 138 b 7,40 
M-36, 36a) 6 7. 54 
M-37, 378, 1 6. 99 
M-38, 38a 2 6.30 
CBOCOLS DINE ае aoa aaa E p 3 t E 15 30 c 5.48 
М-41. 5 3 3.51 
ase edu gale dim. A RY 
9x Ovesptrdoniste:8:-- POLE 2-9... E oc alacak eO oues v JO OO. BS пинор 
{ 4.97 1 6.38 
AMIS ANAT ЕГ oat eam дк» ie monia made vea aunt 6.75 0% 1 
| La 
Green or blue marl 7 E l 9 4 
4 5.98 
3 6. 74 
Chocolate marl 5.90 | 17 4 
3.47 
ПО Ovorbrdot -itse CEBU OE AOE EES zal D ZU LS CETT a TOS TED 
3.83 
lebte TERES РАВА ААРА ET EE TR б 60 7 4 6.22 
Р . 63 
Green or blue marl 1.52 l Ж! 7.58 
8 85 
.57 
Chocolate marl 6.90 13 46.69 
JUDI MCCC ETE CE I MMC E e еп | ыз Тус. 
ONORDURGON sos ee И АН toe Se E "а E apes RM усе ж. 811 
PANEMATA 49. m2 ieee PT ere 8 4 € 6.09 
Green or blue marl 10 10 е7. 52 
(Orio e) ОАЕ Е о c e PME DM 15.5 e 5.99 


34 7 f 6.49 


2 Average for bed weighted according to the thicknesses represented by the respective samples. 
b Average for 12 feet 6 inches. 

€ Average for 15 feet 6 inches. 

4 Average for 11 feet 10 inches. 

e Average for bed in 2.5-acre tract weighted according to thicknesses at the respective holes. 

f Average of entire thickness of mar] in 2.5-acre tract. 


SEWELL DISTRICT. 51 


BORINGS OF WEST JERSEY MARL & TRANSPORTATION CO. 


Record of borings of West Jersey Marl & Transportation Co., near Sewell. 


at Over- Bank Green ; Over- Bank Green 
Locality: burden. | marl. marl. Locality. burden. | marl. marl. 
| 
Fi. in. Ft. in. Jui in, | Fein TE in. 
12 6 8 0 м 12 12 7 
9 7 2211133. КЫШЫ. HONS 
0 7 6 0 6 
13 7 19 14 7 
12 6 19 15 7 
Feds) alata anced enw 6 11 7 
14 7 9 12 Tl 
10 6 8 4 7 
9 6 7 5 5 Tt 
13 6 7 5 5 T 
11 pn 165 14 7 
12 7 واو‎ ven 
11 "i 13 10 с10 1 c6 1l 
12 7 
4 Locality numbers refer to figure 4. b Did not reach marl. с Average for 23 localities. 


These holes all stopped at or above the chocolate marl, which, be- 
cause of its astringent qualities, was not considered desirable for 
agricultural use. The analyses of the chocolate marl at holes 8 to 
10 show that it contains less potash than either the bank marl or the 
green marl but probably enough for commercial recovery by any proc- 
ess operative for the other two beds. 
The average thickness of the overburden in the borings made by 
the company is nearly 2 feet greater than that for the 2.5-acre tract 
represented by holes 8 to 10, and that of the bank marl 1 foot 9 inche КА 


greater, but that for the green marl is nearly 4 feet less. " 
ZAKLA 
LU x E 
SEWELL MARL PIT. Le GEOLC 


The large pit belonging to the West Jersey Marl & TransportatioO gine 
Co. is shown in figure 4 and as locality 36 on Plate I. Much of the == 
pit is now overgrown and more or less slumped, but marl has been 
dug at the northwest corner (see Pl. VIII, B), where the following 


section is exposed and available for sampling. 


Section of pit of West Jersey Mari & Transportation Co., near Sewell (locality 36). 
[R. K. Bailey, analyst.) 


Thick- Field 
к Depth. | No. of K30 

REŞÊ: sample 

Ft. Да oj! in. Per cent. 
(Goles em T uq Y TOT <= wins cae ono ed dul e ES Шыде nell vl Y Куун» wid E Чоо 
Grayish-green (bank) marl............. SEES NET EE ei dicts pl ce еее E 
Grayish-green таат1........-........... Pie M-59 1.64 
pum marl...... Ne аў E M-61 7.89 
Dark bluish-green mar! на aaa 
Dark bluish-green mar! M-60 7, 88 
ru йк Rc STATT ETE E E ECT EQ TRA СМ ВРА ада ЖЕЛЕ С 
Dark chocolate-brown me M-62 6.18 
Generalsample run of mine, blue to g 7.80 
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The samples were collected as typical of the freshly dug material | 
of the respective kinds. The analyses run higher than the aver- | 
age of the analyses of samples of similar beds from holes 8 to 10, 
though they are matched by analyses of individual samples from 


those holes. Probably all the marl now dug in this pit corresponds | 


with the green marl at holes 8 to 10. None of the stiff, clayey olive- 
green marl found at those holes appears in the sampled part of the 
pit. 

The overburden at older exposures on the east and southeast sides 
of the pit is 12 to 15 feet thick and includes a little Kirkwood sand 
beneath the Pleistocene sand and gravel. Locally a thin bed of sand 
and gravel cemented with oxide of iron (ironstone) occurs beneath 
the Pleistocene. Westward from the pit the overburden increases 


to 10 or 15 feet. 
WELL DATA. 


Several wells in the vicinity of Sewell give further data on the 
thickness of the marl and the amount and character of the over- 
burden. They also indicate water-bearing beds, which might be 
of use to companies interested in developing the marl. The writer 
is indebted to M. W. Twitchell for the following record of the well of 
F. J. Anspach. 


Record of well of F. J. Anspach, near Sewell (locality 87). 


[On Chews Hill, east of the Mantua road. Elevation, 82 feet; depth, 432 feet.] 


Thick- a i 
Ена Depth. Formation. 
Feet, Feet, 

Yellow gravel, sand, and sandy clay T 17 17 | Pleistocene. 
Өг Жап Шы... 5. М 1 a 24 
Black or very dark-green ma: 6 30 ||Hornerstown and 
Reddish-yellow sandrock, with е 13 43 Navesink. 
SEM S sand, mu some marl j HEISE i iz 5 

ight-yellow sand, with some marl, water bearing; water 

а impregnated withiron. - е e Ee and 
iLieht«yellow ВАША... «esso ueneno eerte eee Е УРИ 32 104 d 
En fine Ыр wm iM rio d -Exogyra. 180 284 

shells at 180 feet, а thin layer of sand а eet, a very nelle 

sandy clay with some large pebbles at 276 feet, and à Marais Kom dees 

sandy clay with finely broken shells at 280 feet. ‘Merchantville ту, 
Greenish sand 20 304 
Greenish to gray sands; streak of clay at 335 feet. . 31 835 
Fine clean gray san А р : 7 342 
Coarse ДАЙ gravel, angular grains; yielded a littl 9 851 
Sti white cla 1 ee 1 352 
Layets of wilte sand and white cl "| Bal 

ayers of white sand and white clay... ‘ А 
White angular gravel, coarse; E EA кте 14 395 ||Magothy and Raritan. 
Extra coarse gravel....... ба 10 405 
Fine white sand; water fet. 3 408 
Finesand, mixed with coarse gravel; water.... Й 415 
Very coarse gravel, up to cobblestones.......... 5 420 
EECA Vo n Е eo cnga = sede cde mses БЗС nas 12 432+ 
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The water at 405 to 420 feet is utilized and is reported as pure, soft, 
and satisfactory in every respect. On pumping 40 gallons a minute 
the water stands at 77 feet below the surface. 

The record shows 39 feet of the combined Hornerstown and Nave- 
sink marls beneath an overburden of 17 feet of gravel, sand, and clay. 
Record of well of J. L. North, at Sewell (locality 38). 

[About 0.21 mile N. 76° E. of railroad station, in angle formed by two streets. Elevation, about 82 feet; 


depth, 336 feet. J. L. North, informant.] 


Thick- 1 
ns Depth. Formation. 
Feet Feet 
Coarse yellow sand 10 10 | Pleistocene. 
ine yellow sand 30 40 | Kirkwood (?). 
arl 38 78 Hornerstown and 
Shale, marly, with some shells нк 20 98 Navesink. 
Yellow gravel; very irony water 23 121 | Mount Laurel and 
Wenonah. 
Tough chocolate-colored йау.................--.--зз--...-- 200 821 | Marshalltown to Mer- 
chantville. 
White quartz sand with considerable “һата coal” (glauco- 15 336 | Magothy (?). 
nite?) about the size of buckwheat; water rose within 
68 feet of surface. 


The overburden at this well is 40 feet thick, and the marl apparently 
58 feet thick. 

A well sunk for George В. Hurff at locality 39, near the North well, 
shows a similar record. 

The well of David T. Locke at locality 40, in the same general 
vicinity, shows a somewhat different record. 


Record of well of David T. Locke, at Sewell (locality 40). 


[J. L. North, driller and informant.] 


Thick- ^ T 

eel Depth. Formation. 

Feet: Feet. 
25 25 | Pleistocene (D. 
10 35 | Kirkwood (?). 
25 60 |\Hornerstown and 
11 Т Navesink (?). 
14 85 | Mount Laurel (?), 


The “greenland clay” is probably reworked glauconitic material. 
The well may stop in the lower Navesink but probably stops in the 
top of the Mount Laurel. With these interpretations there would 
be 35 feet of overburden and nearly 50 feet of marl. If this location 
is correct the little knoll north of the well should be included in the 
greensand belt instead of with the pre-Navesink formations as 
mapped. 
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| 

A test well sunk near Sewell for the town of Woodbury gives а | 

record interpreted by Twitchell as follows: 
Record of well for town of Woodbury, near Sewell (locality 41). 


[About three-fourths of a mile northeast of Sewell along strike of formations. Elevation, 13 feet (?); 
depth, 283 feet. Artesian Well Drilling Co., driller.] > 


Thick- ; 
"eo Depth. Formation. 
Feet. Feet. 
Че каера атца евала сонан: руат та pq 12 12 | Recent. 
DAVIN City ave «LI t eoo аа НР СЛЕ Б Ан. д 63 75 | Hornerstown and 
Navesink. 
Wine Sair Ke RE cpa teases docs) coe E Р ДИРОТ 1 82 | Mount Laurel and 
Wenonah. 
ОБО Ума. ауе OR ee, E 153 235 | Marshalltown to Мег- 
chantville. 
агы SEO АРН: ФЬ Yel: +С <= DAS n 48 283 | Magothy and Raritan. 
ENP SESE ae ee PaaS, Te Eo EAE nc cpi cedat, Аз а ш, ouis or 


The town of Woodbury now has in this vicinity a group of eight 
10-inch wells, according to J. L. North, who has kindly indicated 
their positions as shown on the map (Pl. Т). As above interpreted 
the thickness of the overburden is not excessive, but the thickness 
of the marl is unusual. 

The records and locations of the three following wells were fur- 
nished by J. L. North. 


Record of well of John Schmidt, near Salina (locality 41a). 


[Elevation, about 60 feet.] 


Thick- 


oss. Depth. Formation. 


Feet. Feet. 
lito зз бү, сэу е Жак а аа 14 14 ДК irk wood (?) and 
Gray marl... c E COR бектлу esie P n arae 10 24 } Vincentown. 

OULU aus nn Sid wl ote wv secun cm е EUS! 40 64 


Shale full of shells. ............... Eoo RAR. nec 30 94 (Hornerstown and 
BACK Та 29.2. د‎ 7 101 Navesink (?). 

Hard shale. 225... ze S 2 103 

Coarse green sand full of sh EM TIT Eee 14 117 | Mount Laurel and 


Wenonah (?). 


From the location of the well there is little doubt that the gray 
marl and perhaps much of the overlying sand is Vincentown.  Pos- 
sibly part of the “blue marl” may be а more glauconitic phase of the 
Vincentown, for the marl here seems unduly thick. The base of the 
Navesink is not distinguished but may be represented by the “hard 
shale.” The “coarse green sand" is probably the water-bearing 
Mount Laurel and Wenonah sands, which are locally more or less 
glauconitic, 
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Record of well of Thomas Burroughs, near Hurffwille (locality 41b). 
[Elevation, about 90 feet.] 


Thick- " А 
печи Depth. Formation. 
Feet. Feet 
Gravel........ 10 10 | Pleistocene. 
ellow fi 50 60 | Kirkwood. 
Green mar 60 120 
hale. 4 124 |Vincentown(?)to 
Gray san 6 130 Navesink. 
Shale... 2 132 
Green coarse rice gravel full of Belemn 15 147 м апа We- 
nonah. 


— 


This record corresponds fairly well with the preceding. The Vin- 
Centown is not distinguished but is probably present. 


Record of well of Felix Behl, at. Fairview (locality 41). 


[Elevation, about 125 feet.] 


Thick- 


ness. | Depth. Formation. 


Feet. Feet. 


BRST ARAL v4... E am cd eS BR 28 28 | Pleistocene. 
БАТО A ЖЫ PE „кыы АСТЫ О АДК. SIE 85 63 | Kirkwood (?). 

CUESTA LS, pee UU EFER See DOP, van a v 30 93 | Hornerstown and 
Navesink. 

Very fine black and white зап@.................-.-.------- 40 133 

Green clay a OE EC EOS cles "ЖӨ. BAAS este 23 156 (Mount Laurel and 

MEUS Lr E E FEE ау а: 5 161 Wenonah (?). 

Coarse white sand . . . 14 175 


The formations are not clearly distinguishable from these records, 
but they indicate the continuity of the marl in considerable thick- 
ness, though the overburden is heavy. 

Two wells at Pitman show the amount and character of the over- 
burden and the thickness of the marl in that district. 


Record of well in camp-meeting grounds at Pitman (locality 42) .@ 


[About one-third of a mile southwest of railroad station, on nearly the lowest ground in the area, at west 
edge of grove. Elevation, 110 feet. Haines Bros., drillers.] 


ae Depth. Formation. 
Feet Feet 

SE O E A ALT OEE 10 10 | [Quaternary.] 
Orange-colored sand and sandy clay. 60 70 Ter ЖО 

ark clay, nearly black... 10 80 race 

ryozoanlime sand 20 100 | [Vincentown.] 
Greensand marl with Foraminifera and fragments of shell, 10 110 

probably Terebratula. 
Grechsand marl,less shell. naze waa 10 120 |\[Hornerstown and 
/lüyey greensand ... 10 130 Navesink. 
Clayey sand 2 10 140 

layey marl, Belemnites and ponderous shellS............- .. 10 150 

ish sand with some clay, Belemnites and fragments of 30 180 [orga Laurel «and 
Medium coarse clear sand with water........-..----.----+-- 10 190 || Wenonah.) 


@ New Jersey Geol. Survey Ann. Rept. for 1896, p. 128, 1897, 
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A well sunk for the town of Pitman on the east side of the railroad | 
at locality 43, not far from the well just described, was drilled to a | 
depth of 507 feet. For the first 190 feet its record was practically | 
identical with the other. 

A third well drilled in the same general vicinity, for R. H. Corney, 
started at an elevation of 130 feet and penetrated bryozoan lime sand 
between depths of 115 and 125 feet. Greensand was found between 
depths of 125 and 160 feet, and coarse water-bearing gravels from 
160 to 180 feet." 

These wells show that at Pitman lime sand 10 to 20 feet thick and | 
greensand 35 to 50 feet thick lie beneath Tertiary and Quaternary 
deposits from 70 to 115 feet or more thick. 


OTHER DATA. 


The Kern pits, which lie on the east side of Chestnut Branch, 
about 1.5 miles above Sewell (locality 44), were visited in 1917 by 
Dr. Kümmel, from whose notes the following data were obtained. 
There is a very large opening, and the floor is overgrown with trees 
6 inches.or more in diameter. The bank is very high. Marl prob- 
ably rises about 5 feet above the floor. Where the pit is most 
swampy the marl has 15 to 25 feet of overburden consisting of about 
10 feet of yellow gravel, underlain by Kirkwood sand. 

On the map of 1866 is shown a railroad running to these pits and 
marked “W. J. R. R.” In the annual report of the State geologist 
for 1886, page 178, it is stated that “southeast of Barnsboro in 
Gloucester County, on the south branch of Mantua Creek, are im- 
portant marl pits, one of which is worked by the West Jersey Marl 
Co. in a layer containing 12 feet of green marl.” 

Near the lower bridge over Bees Branch (locality 45) a pit owned 
by Howard Davis was in operation in September, 1917, when visited 
by Dr. Kümmel, who observed the following section: 


Section of marl pit of Howard Davis, on Bees Branch near Sewell (locality 45). 


[Elevation of surface, about 60 feet.) 
Feet. 


A-axellowisandiandierayelte eec nete oe MEM 5-7 

B. Brown marly sand with obscure casts of Terebratula harlami 
Баш е Жей PION оба у Е 2 

С. Reddish-brown to black marl with dark-green more or less 
mottled marl, puretat base. ае 2 


D. Green marl; locally streaks with discontinuous irregular lines 
of light chocolate-colored clay, only a minor feature. At 3 
inches from top iron-incrusted seam. Basal 2 feet is blacker 
than Upper patt ESS 069. SAE BS AAR abe ыне A 64 


16 New Jersey Geol. Survey Ann. Rept. for 1901, p. 85, 1902, 
1 Idem, p. 84, 


SEWELL DISTRICT. ty 


In digging layers A, B, and C are thrown away. The base of 
layer D is the level of the uneven floor. Marl is dug in layer E, 8 
feet below this level, but at the time when these observations were 
made only layer D was being taken. Near by was a worked out 
pit in layer E full of water. When visited in November, 1918, by 
Dr. Kümmel and the writer the Davis pit was inactive and badly 
slumped. 

On the William Wenzell place, just west of Sewell, 10 feet of green- 
Sand is overlain by 8 to 10 feet of clay and gravel. A sample of the 
greensand collected by W. C. Phalen was analyzed in the laboratories 
of the United States Geological Survey and found to contain 7.09 per 
cent of potash." 

LIME SAND. 

At locality 46, south of the road from Sewell to Barnsboro and west 
of the creek, there is an exposure of 3 to 4 feet of lime sand. At 
locality 47, near Hurffville, some old pits in the Vincentown sand 
were visited in 1915 by Dr. Kümmel, who found them slumped and 
overgrown. In a circular published in 1903 these pits were cited 
as a good locality, and in the annual report of the State geologist 
for 1886, page 178, a section measured at these pits showed 9 feet 
of lime sand and 13 feet of greensand marl. "These two localities 
furnish the exposures of the lime sand nearest to Sewell. It prob- 
ably underlies the surface from half a mile to а mile south of the 
West Jersey Marl & Transportation Co.’s pit, but the overburden 
is doubtless thicker than 15 feet. No data regarding the quality 
of this lime sand are available. 


ESTIMATES OF TONNAGE AND VALUE. 


From the data.given on page 50, the average thickness of the marl 
in the 2.5-acre tract near Sewell may be taken as 34 feet and its 
average potash content as 6.50 per cent. On the assumption, as in 
previous estimates, that the weight of the greensand, 28 per cent 
being allowed for voids, is 133 pounds per cubic foot, an acre in the 
specified tract would contain аео К z х 138 O08? = 6,400 tons 

d 
of potash (К,О), and the 2.5 acres would contain 16,000 tons. With 
an 80 per cent recovery and a price of $2.50 per unit of 20 pounds 
(March, 1920), the potash in a ton of greensand would be worth $13 
and that in an acre of ground would be worth $1,280,000. At the 
more probable price of $1.50 per unit the same quantities of potash 
would be worth $7.80 and $768,000, respectively. The values 
given for ES MUROS are poer hypothetical, as бу; аге dependent 


18 mU G. H., Notes on the "ome m— of the eastern United States: U. S. Geol. . Survey 
Bull. 660, рр. 40, 47, 1918. 
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upon successful extraction of the potash by processes not yet com- | 
mercially demonstrated. | 

As previously explained, the marl beds are beveled off by erosion | 
along the north boundary of the belt, but along the southeast border | Of 
their thickness is probably as much as 50 feet. The well records th 
and other data indicate that greensand marl is present, except where | Sh 
locally eroded, throughout the portion of the belt included in the | 8i 
Sewell district and that it may be expected to maintain a fairly Ф 
uniform thickness along the strike. G 

UTILIZATION OF THE DEPOSITS. 


The thickness of the overburden in the 2.5-acre tract averages f 
about 9 feet. At the borings made by the West Jersey Marl & е 


Transportation Co. the average thickness of the overburden was а 
about 14 feet. Thus іп the vicinity of Sewell there appear to be 
considerable areas in which the overburden is less than 15 feet. r 

There is no water transportation within suitable distance from О 
Sewell, but excellent railroad service is available. Possibly Mantua : 
Creek could be utilized below West Landing for the marl beds within n 


a mile south of Mantua. 

Marl of suitable quality is present in sufficient quantity near 
Sewell to justify large-scale operations and can be worked in open 
pits by steam shovels or other types of excavators. Water is not so 
near the surface in Sewell as in some of the other localities tested 
but would be encountered in handling the green and chocolate- 
colored beds. 

'The analyses show that the green marl contains about 1.5 per cent 
more potash than the bank or chocolate marls but that all the beds 
may probably be profitably worked by any extraction process 
applicable to the green marl. 


BLACKWOOD. 


Years ago the marl was dug and was well exposed near Black- 
wood. According to Cook,” 

At Blackwood town the whole bed (‘‘Middle marl") can be seen by going upstream 
from Good Intent toward the southeast. David C. Marshall’s pits * * * are 
good examples of the bed, having on top 6 to 12 feet red or gray marl, 7 feet pale-green 
marl, and from 18 to 20 feet of green marl, and then chocolate marl. 

These pits or pits in their vicinity were visited in 1917 by Dr. 
Kümmel, who observed the following section: 


Section of marl beds in pits near Blackwood (locality 48). 


тето ОНАН Саш guae оа E om semen 13-14 
Brownish and clayey sand; weathered marl (?)................... 1 
Marl about half quartz and half glauconite.....................- 15 


Bottom of banks. Ab 


19 Cook, G. H., Geology of New Jersey, p. 272, 1868. 
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The pits in this vicinity are now largely filled in and swampy. 


In 1918 the writer, with Dr. Kümmel, visited a locality about a 


quarter of a mile farther up the creek. Here, beneath 15 to 20 feet 
of Pleistocene sand and gravel, about 4 or 5 feet of lime sand overlies 


| the greensand marl, about 5 feet above the level of the swamp. The 


shell bed is absent. According to data at the office of the State geolo- 
gist good exposures of black greensand marl, representing 10 feet of 
the Hornerstown, occur at locality 49, about 1 mile northwest of 


| Good Intent, beside the road. 


The marl is exposed in the fields in the valley between Blackwood 
and Blenheim, close to the railroad. This might be a suitable place 
for commercial development, but the full thickness of the marl is 
probably not present. That the marl is present in considerable 
thickness at Blackwood is shown by the record of two wells sunk 
about 2,000 feet apart for F. Pine and Н. Runkel. The localities 
of these wells are not given, but their records are very similar, except 
that the Pine well starts at a somewhat lower elevation and is a 
little deeper. Its record, as furnished by M. W. Twitchell, is as 


follows: 
Record of well of Е. Pine at Blackwood. 


[Elevation,50 feet. Е. E. McCann, driller.] 


Thick- | Depth. Formation. 
Feet Feet. 
iris РЕ РАО (ЛЕ СААС ESN T CIS несе 6 6 | Pleistocene. 
Red, MEAG SUO Bra vol шыт Э tue eure Thee at. 10 16 
ing marl. ES 7) — Bmornerstown and 
Chocolate-colored marl... 32 go |j Navesink. 
epper-and-salt gray sand 10 70 | Mount Laurel and 
Wenonah. 


A well sunk at Greenloch, about seven-eighths of a mile southeast 
of the Camden County asylum, gives the following record: 


Record of well of S. К. Bateman (?), near Greenloch (locality 50). 


[Hlevation, 45 feet. J. L. North, driller.] 


| 
Thick- i т Р 
Е Depth. Formation. 
Feet. Feet. . 
22 22 | Vincentown. (?) 
a E Hornerstown and 
1 Navesink. 
81 

= s Mount Laurel. 


The Pine well, which does not afford a complete section, shows 
44 feet of marl. The Bateman well, which apparently gives a com- 


20 New Jersey Geol. Survey Ann. Rept. for 1901, p. 88, 1902. 
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plete section, though the lower shell bed seems to be not well de-i 
veloped, shows 59 feet of marl. | 

No recent data are available regarding the quality of the marl at. 
Blackwood, but it is probable that other conditions being favorable. 
its quality would justify commercial development. 

The lime sand occurs along the stream valleys above Blackwood, 
as shown on the map. Dr. Kümmel notes а good exposure of it at 
locality 51, by the road at the pumping station, about half a mile 
northwest of Greenloch, where it consists of а mass of Bryozoa and 
other fossils and is covered by a reddish clayey residual soil. 

A well at Asyla, half а mile northwest of Greenloch, shows 35 feet of 
greensand, including the Terebratula bed, beneath 5 feet of surface 
soil that contains occasional fragments of lime-sand rock.” 


SOMERDALE DISTRICT. 
SELECTION OF SITES, 


MAGNOLIA 


Илама In the vicinity of Som- 


erdale, in Camden County, 
the greensand marl occu- 
pies a rather broad belt, 
as shown on the map (Pl. 
ID, and the overburden 18 
apparently not excessive. 
The Atlantic City Railroad 
(Reading system) and the 
Camden & Atlantic Rail- 
road (Pennsylvania sys- | 
tem) provide excellent 
transportation facilities. 


Hol . 
Meno ALE \ 


SOMERDALE 
STATION 


lected on the southeast 
edge of the belt, near Som- 


AL field belonging to Thomas 


М 
post о се. 
о 4 % 4 1 Mile 
پپپ ڪڪ‎ HOLES 11 TO 14. 
7 .— Sketch р istri - 
FIGURE 5. etch map of part of the Somerdale district, show: A 2.5-acre tract was 


ing the location of holes 11 to 14, 


again selected and holes | 
11, 12, and 13 were sunk as indicated in figure 5. А fourth hole, No. | 


14, was bored about a quarter of & mile northwest of the station, at 
the culvert on the east side of the track, to explore the so-called red 


marl, which was reported to be beneficial to crops. The records of | 


these holes follow: 


?! Woolman, Lewis, Report on artesian wells: New Jersey Geol. Survey Ann. Rept. for 1902, pp. 59-95, 


71-72, 1903. 


A drilling site was se- | 


erdale station, in а corn | 


MeMichael, Laurel Springs | 


SOMERDALE DISTRICT. 


Records of holes in Somerdale district. 


Locality 52, hole 11. 


[Farm of Thomas McMichael, 50 feet north of Somerdale Avenue and 210 feet west ofrailroad at Somerdale 
Station. Elevation ofsurlace, about 55 feet. К. К. Bailey, analyst; S. J. Taylor, driller.] 


conite, more numerous pebbles. 


dized material. 


any pebbles: red streaks die out at bas 
Glauconite bedssimilar to M-65 but wi 


inchesin diameter. 


and withsomewhat mealy texture. 


Comes more brownish at base. 
Clearing casing after driving. 
Scattered gravel grains. 

rounding Some of glauconite grains. 
discarded. 


basal bed of formation. 


А Field 
tom Depth. | No.of| K30. Formation. 
t sample. 
Рі, т. | РЕ. їп. Per cent. 

Top Soil, greenish-yellow clayey sand, becoming 14 дар ЕТЕ ESE Quaternary. 
More yellowish and containing scattered peb- 

өз. 

Clay, sandy, greenish to grayish drab, withscat- l5 Pra N EEE ро, 
tered pebbles as large as 1 inch in diameter 
and grains of weathered glauconite. ‘Toward 
base deeper color, larger proportion of glau- 

Glauconite beds with very stiff olive-colored clay 3 Bae ‚| юе С Do, 
matrix and a few pebbles; red streaks of oxi- 

Glauconite bedssimilartoabove but with few if L3 4 2| M-65 6.94 | Hornerstown, 

ithoutthe | 110] 6 M-66 | 7.58 Do. 
Weathered iron streaks. At base a pebble 3 

Glauconite beds, olive-colored, clayey, less stiff 8 3 9 3| M-67 7.52 Do. 
lauconite beds similar to M-67...............- 4n 13 10 | M-68 1.58 Do. 
auconite beds, a little less clayey, brownish- 2 9 16 7| M-69 6.74 | Navesink. 
gtay material mingled with olive-green, be- 

Glauconite beds similar to above, discarded in 1: it n Do, 
lauconite beds, brownish drab with some in- 4 5 22 M-70 6. 67 Do, 
termingling of grayish-green and chocolate- 

Colored streaks, consistency less stiff. A few 

Glauconite beds, lighter greenish drab, greenish 5 27 M-71 6, 60 Do, 
and chocolate-colored streaks, white films sur- 
lauconite beds similar to above but mingled 1 6 ОВ Ө ее ане ав ро, 
with overlying material іп driving pipe and 

Glauconite beds, greenish drab, rice graveland 3 '81 6| M-72 5.12 Do, 
quartz sand sutfieiently abundant to suggest 

5 8 SUNS e Мын ЧЫ Mount Laurel and 


Glauconite beds becoming more sandy with 
lessclay; glauconite and gravelin diminishing 
proportion. 


Wenonah. 
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Locality 53, hole 12. 


[Farm of Thomas McMichael, at Somerdale, 330 feet N. 24° W. from hole 11. Elevation of surface, about 85 | 
feet. Б. К. Bailey, analyst; S. J. Taylor, driller.] | 


j 
: Field 
ы Depth. | No.of} K3O. Formation. 
ү sample. 
Ft.in.| Ft. in. Per cent. 
Ton Soll about 3 inches, then stiff olive-green 10 LOY) cem Quaternary. 
glauconitic clay with rootlets worked by plow 
to depth of about 
Glauconite beds, olive-green, stiff, clayey, 22 3 0| M-74 5.48 Do. 
streaked with red iron-stained clay. Two 
p. noted at depths of 22 and 28 inches 
ut rejected from sample, а, few gravel grains 
included. 


Glauconite beds, olive-green, stiff, clayey, with 3 3 6 3| M-75 7.32 | Hornerstown. 
afew brownish streaks. A few gravel grains 
and one pebble noted. 

Glauconite beds, yellowish olive-colored, some- 
what mealy texture, yellowish sandy streaks, 
fine yellow powdery clay at base. 

Glauconite beds, light chocolate-brown with 2 5 11 10| M-77 6.44 | Navesink 
mingling of green in upper 4 inches. 

Glauconite beds, drab to grayish green, firm, 5 16 10 | M-78 6. 64 Do. 
hard to drill, much clay but considerable per- 
centage of black glauconite. 


Do. 


©з 
to 
о 
л 
5 
а 
n 
& 


Glauconite beds, brownish to greenish drab, 5 21 10 | M-79 6.57 ро. 
with irregular streaks of brown and green, 
SOOTHE mealy texture, much black glau- 
conite. 
Glauconite beds like last but with some grains 3 24 10 
of quartz and afew gravel grains at base. M-80 6.12 Do. 
Glauconite beds similar to M-79................ 13 26 1 
Glauconite beds, sandy and hard to drill, a sort 3 29 1| M-81 3. 44 Do. 


of hardpan; considerable quartz mixed with 
the glauconite; cementing clay chocolate- 
brown; becomes more sandy downward with 
abundant grains of rice gravel near base; no 
shells observed. 


SOMERDALE DISTRICT. 68 


Locality 54, hole 13. 


[Farm of Thomas McMichael, Somerdale, 330 feet S. 874° E. from center of line between holes 11 and 12. 
Elevation ofsurface, about 89 fect. R.K. Bailey, analyst; S. J. Taylor, driller.] 


TE Field 
Thick- | Depth. | No. of | Kz0. Formation. 
? sample. 
S Ft.in.| Ft.in. Per cent. 
Тор soil brownish drab, somewhat sandy clay 11 ТЕ che aise eee 
With yellowsandy streaks, grading downward 
into yellowish olive-colored glauconitic clay. , 
Glauconite beds,stiff, yellow to dark olive-col- 3 4 1| M-82 3.74 | Quaternary. 
ored, gradingintolight green, with yellow and Do. 


reddish iron-stained streaks, Somewhat mica- 
Ceous and containing a few small pebbles and 
rains of gravel. 
auconite beds, light green, relatively free from ПШ; 5 6| M-83 8. 51 Do. 
yellow oxide ofiron, mealy texture, micaceous, 
Considerable fine quartz (in part débris from 
‚ Kirkwood formation?). 
Sandy clay bed with scattered quartz pebbles 1 Раа ЕР Еа УУ ро. 
becoming numerous downward, pebbles as 
largeas 2inchesin diameter, bed very compact. 


Glauconite beds, deep olive-colored, Somewhat O M-84 7.45 | Hornerstown. 
ES texture, Some yellow iron-stained 
Streaks. 

Glauconite beds, deep green or olive-colored, 3 4 14 4| М-85 7.66 Do. 


clayey but with somewhat mealy texture, 
numerous streaks of yellow iron-stained clay, 
Scattered pebbles} inch in diameter and a few 
ravel grains. | , 
Glauconite beds, brown, stiff, clayey, with 2 4 16 8| M-86 6.15 | Navesink. 
Streaks of green materiallike preceding. 
Glauconite beds like M-86, of which 8 inches 3 10 20 6| M-87 6. 63 Do. 
was inadvertently included; sample repre- 
Sents total thickness of 4 feet 6 inches. 


lauconite beds similar to preceding but with 6 6 27 M-88 6. 55 Do. 
less ofintermingled green material. 

Glauconite beds, brown with green streaks, з 6 30 6| M-89 6. 70 Do. 
Stiff, clayey; grayish-white coatings onsome of 
the grains. 

Glauconite beds, brownish drab, clayey, with 3 6 34 M-90 4. 65 ро, 


gravelgrainsasSlargeas4inchin diameter and 
tains of quartz; bed hard and compact. 
Glauconite beds, blackish brown, clayey, with 4 ae a eee АЧЫ e etti Do, 
Considerable quartz and grains of rice gravel, 
one pebble 4 inch in diameter noted. 


Sand, drab, clayey, with rice gravel and some 2 8 АМЧ фын stele ae Че ес, Do. 
‚ glauconite. 
Sand, Somewhat clayey, containing gravel 3 6 АЕ ЫЫ ibis Mount Laurel and 
ei brown clay at base. Hole dry at this Wenonah, 
epth. 


Locality 55, hole 14. 


[Farm of Thomas McMichael, Somerdale, at culvert about; one-fourth of a mile nor hwest of Somerdale 
Station, east of track and north of creek. В. К. Bailey, analyst; S. J. Taylor, driller.) 


Field 


oa Depth. | No. of] EO. Formation. 
Sg sample 
Я Рі. їп. | Рі. їп. Рет cent. 
Clay, green, glauconitic, somewhat sandy, with 2 10 2.10 | Н ән Quaternary. 
лоси pebbles; irregular гей iron-stained 
Streaks. 
Deposit locally called “red marl.” Clay, red 8 3 6| M-91 4.22 Do. 


With iron oxide, glauconitie; contains gravel 
and pebbles as large as 1 inch in diameter; in- 
cludes а 2-ineh layer of stiff green glauconitic 


clay. 

Clay, “red marl,” red with oxide of iron, glau- 111 5 5| M-92 2.96 Do. 
Conitic; grains of quartz, a few small pebbles 
and gravel grains suggesting rice gravel. 


Sand, quartz, with some glauconite and much 2 5 CAD e Жык бзш. Mount Laurel апа 
iron oxide. Wenonah, 
Sand, white quartz, succeeded by reddish sand 1 2 а кесше чы EEE 


With iron oxide, water bearing. 


„+ 
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For comparison with other localities the data furnished by holes 
11 to 13 are summarized below. 


Thickness and quality of greensand beds at holes 11 to 13, Somerdale. 


| 
ien А Average | tl 
Thickness Thick- Ei 
Hole. Bed. gaupe; repre- | K0. ness conien b 
| sented. of bed. | K O.a | \ 
| 
| 
Рі. in. | Percent. | Рі. іт. | Per cent, | b 
Js Оу оу ретте he coin ubera seme ЗУ ЫМА Ёз mentee a? eae се Gi ae ирт c reos | « 
ipe 12 6.94 | 
ч И=66 = 1 10 7.58 | 
(Соает Е gem E UR ENS ИМ бт 33 759 10 10 149. И 
| (M-68. 4 7 7.58 І 
[7-69 2 9 6.74 9 
me pert 1 ке pe бет 
M- 4 К) 
СОСО еса ра а | Меш йт $ B 0а o DES b 6.33 | 
| Т Ке жс 5 
3 5.12 
Y 
DORM OND UT Corn ete tal setae e t oats Sle jana lr Je nee rec DOR E ыкы ы 
rd SX TEE PB | 1 
М-75... 3 3 .92 eer 6.88 
Созо таен А oceans aie idest roll. М-76... 32 7.42 
(E de 2 5 6.44 ү 
Y M-78... 5 6. 64 
Gnocolatamark ME DE a > [М-79... 5 6.57 16 8 6.46 { 
|(М-80... 4 8 6.12 s 
E ПЕЛЕ EY, EE Bert ie cote пра наут 
EE Оон ее РА В Be ce ларе aim M-82..-- 3 3.74 2 
5 ^ am ad } 4 5 3.67 
e iJ М-84 4 6 7.45 = 
OSOENA 3 37-41. ads 29:24. 2020 50502458. тае 3 4 7.66 } 7 10 7.54 
М-86 2 4 6.15 
М-87.... 3 10 6. 63 х 
Cina yi opi oal:) АБЕ БД раа С durer dem M-88.... 6 6 6.55 19 8 6.21 
. M-89.... 3 6 6.70 
М-90.... 3 6 4.65 
Average: д 
(ао ЗЕЕ Е ВБ САРА Cu fae Tae Ineo aes Ue E ole ence тч AE Е ата. 
аат М eel mic, ЗЕ ае cxi ЧИ ПЕЕ o MM MI SEN с 7.35 1 
CHOCO AD e EE SS E ene ep E 18 c 6.32 | 
ا ا‎ I ( 
DIT d 6.66 ; 
| 


4 Average for bed weighted according to the thicknesses represented by the respective samples. 
b Average for 15 feet 2 inches but assumed to be approximate for entire bed of 17 feet 8 inches. €. 
c Average for the bed in 2.5-aere tract weighted according to its thickness at the respective holes. 

d Average of entire thickness of marlin the 2.5-acre tract. 

As shown in the above table, the maximum thickness of the 
overburden in the 2.5-acre tract is 5 feet 6 inches, and the average | 
is З feet 5 inch. At hole 13 the overburden consists in part of re- 
worked marl and carries significant amounts of potash, though per- | 
haps not enough to be considered commercially. 

The green marl in the same tract has a maximum thickness of | 
10 feet 10 inches, averages about 9 feet, and carries 7.54 per cent | 
of potash (K,O). The chocolate marl has a maximum thickness of 
19 feet 8 inches, averages 18 feet, and contains 6.21 per cent of 
potash. The entire marl bed averages 27 feet in thickness and 
carries 6.66 per cent of potash. 

At hole 14 the so-called red marl consists of reworked glauconitie 
material, oxidized, and mingled with gravel but containing a maxi- 
mum of 4.22 per cent of potash for the samples analyzed. The | 
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Material appears to be a local deposit of Quaternary age which 
‘Ontains too little potash to be of commercial interest. 


WELL DATA, 


A number of wells sunk within a radius of 2 or 3 miles of Somerdale 
throw additional light on the thickness and character of the over- 
burden and the thickness of the marl in the Somerdale district. At 
Maenolia a well drilled near the station ?? showed 4 feet of over- 
durden consisting of yellow clay and sand succeeded by 32 feet of 
‘blue” marl underlain by water-bearing sands and other strata to 
he depth of 91 feet. А well drilled for Walter Hunt ?* about three- 
luarters of a mile northwest of Kirkwood station (locality 56%), 
hows 50 feet of greensand marl beneath 44 feet of yellow quick- 
and, and a second well, described as 1 mile south-southeast of the 
Vell just cited, shows 30 feet of “black mud” (greensand?) and 
2 feet of green marl beneath 50 feet of yellow quicksand. 

The well at the Stratford House, nearly midway between Kirk- 
vood station and Stratford station and on nearly the highest ground, 
urnishes the following record :25 


Record of well at Stratford House, near Kirkwood (locality 57). 


[Elevation, 100 feet. Water rises within 51 feet of surface.] 


Thick- 2 

ness: Depth. Formation, 

Feet. Feet. 
scele ver O 33 33 
Ine yellow sand. ......... 8 41 
BEING ONO SEG e. caeleste dto Soe nash montana 2 43 |}[Tertiary?] 
Sllowish'loamy gravel.-.-.-...-..-..-eccevekic aoc 3 46 
PRONG layer Sand. a a a a =a = la 2 48 
teen marly clay, very hard..........: eese ae 7 55 
оова SEI ЖЕКЕ З ОАЗЕ ВИАН НОННИ Б] 58 
Teen marly clay, very hari 13 71 
lack marly sand with wat 5 76 
reen clayey marl, very stick: 4 80 |\[Hornerstown and 
Imerock (?), very hard...... 2 82 Navesink.] 
rown marly clay, soft and sticky 4 86 
lack sand and gravel with water... . e 3 89 
ard stony сойр1ошегаїе:............-.-------.-.. 2 91 
ight-green marly clay. ...........-.-ee rene 2 93 
ind in layers, softer and harder.........--.------+--++--++- 7 100 КОСЕ and 


If the above record is properly interpreted there is 45 feet of marl 
eneath 48 feet of overburden. 

At Laurel Springs a well drilled southwest of the railroad, near the 
uillpond, for Joseph Eldridge ?* shows the following record: 


? New Jersey Geol. Survey Ann. Rept. for 1894, p. 197, 1895. 
*3 Idem for 1901, p. 86, 1902. 

^ Idem, р. 87. 

25 Tdem for 1897, pp. 255-256, 1898. 

% Tdem for 1901, p. 88, 1902. 
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Record of well of Joseph Eldridge, near Laurel Springs (locality 582). 


[Elevation, 60 feet. 


Е. E. McCann, driller.] 


Depth. 


Formation. 


Ss te к o fo (yo ee 


Feet. Feet. 

Loamy yellow gravel; suitable for road making... 18 18 | Quaternary. | 

Chrome or orange-yellow ашїскзап@а............... 22 40 | Kirkwood(?) 

Green marl, blue marl, chocolate marl. ..................... 40 80| H С rner z town and 
avesink. 


s buen BRE vs 5 ке |н Laurel and 


Dark-colored hard sand, 
Shell bed........... 

Hard stone........... EE чуу ES RASS 1 103 
White sand, water bea: 


Wenonah. 


The position of the base of the Navesink is not clear from the 
above section, but there seems to be at least 40 feet of marl beneath E. 
40 feet of overburden at this locality. B 

| 


OTHER DATA. 


From an old marl pit southwest of Laurel Springs, where the green- 
sand was 10 to 12 feet thick and was overlain by 20 feet of over- 
burden, W. С. Phalen collected a sample which was analyzed in the : 
laboratory of the United States Geological Survey and found to 
contain 6.40 per cent of potash." 

A large marl pit at locality 59, on the west side of the railroad 
track, about 0.6 mile N. 20? W. of Kirkwood station, was visited by 
Dr. Kümmel, who observed the following section at the north end 
of the pit near the railroad: 


Section at marl pit about 0.6 mile N. 20° W. of Kirkwood station (locality 59). 


[Elevation, about 58 feet.] 


Thick- | Forma- 
ness. tion, 
Feet. 
A, Greenish marly sandy clay, very бопон. 2-3 | Pleisto- 
н сепе. 
B. Coarse greenish marly sand and fine ртауе1.....................-----..------...- 3-4 Do. 
C. Marl exposed about 3 feet above floor of рїф....................-..------------.--- 3 | Horners- 
town. 
10 


There are no data about the former depth of the pit. 
In, 1918 a pit was opened in ground purchased by the Coplay | 
Cement Co., of Coplay, Pa., at locality 60, about 0.3 mile due south 
of Osage station. A few carloads of greensand dug in this pit were 
shipped from Ashland. The pit was largely filled with water in 


37 Ashley, G. H., Notes on the greensand deposits of the eastern United States: U. S. Geol. Survey Bull. 
660, pp. 40, 47, 1918. 
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March, 1919. About 1.5 feet of greensand, corresponding with the 
green marl of holes 11 to 13, was exposed beneath an overburden of 
about 4 feet of sand, including a 6-inch gravel bed just above the 
marl. А sample representing 1 foot of fresh material, analyzed in 
the laboratories of the Geological Survey, showed a total potash 
content of 7.17 per cent. 

LIME SAND, 


As shown on the map, the lime-sand phase of the Vincentown forma- 
tion is exposed in branches of Timber Creek, near Laurel Springs. 
Beds of indurated lime sand full of Bryozoa may be seen at locality 61, 
in the bed of the brook, below the bridge 13 miles west of Clementon. 
Some material taken for experimental purposes from this locality is 
reported to have contained as much as 80 per cent of carbonate of 
lime. Above Laurel Springs the lime sand occurs in close proximity 
to the railroad. 

ESTIMATES OF TONNAGE AND VALUE. 


As stated on page 64, the average thickness of the marl bed in the 
2.5-асге tract at Somerdale is 27 feet, and its average potash content 
is 6.66 per cent. On the assumption, as in previous estimates, of 28 
per cent of voids and a weight of 133 pounds per cubic foot, the total 
potash in an acre of the 2.5-acre tract would amount approximately 
to um A = з E tons. In the 2.5-acre tract the 

? 
total potash would be about 13,000 tons. 

With an 80 per cent recovery and a price of $2.50 per unit of 20 
pounds (March, 1920) the potash in a ton of greensand would be 
worth $13.32 and in an acre of the specified tract it would be worth 
$1,040,000. At the more probable price of $1.50 per unit the same 
quantities of potash would be worth $7.99 and $624,000 respectively. 
As in the previous estimates the values given for the potash are hypo- 
thetical, being dependent on the extraction of the potash by processes 
whose success has not yet been commercially demonstrated. 


UTILIZATION OF THE DEPOSITS. 


The 2.5-acre tract at Somerdale station is part of a larger area of 
suitable size and of sufficient potash content to justify commercial 
exploitation. No water transportation is available, but the district is 
served by two railroads and lies only 9 or 10 miles from Delaware 
River at Camden. 

At holes 11 to 13 the water level was not reached at a depth of 40 
feet 6 inches, and the marl was dryer than at any of the other holes 
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bored. Absence of water would doubtless be an advantage in hand- 
ling and shipping. 

Northwestward from these holes the thickness of the marl may be 
expected to diminish to zero along the general northwest boundary 
of the belt indicated on the map (Pl. ID. Along the southeast 
boundary, as shown by the well records cited, a thickness of 40 to 45 
feet may be expected, but the overburden also is probably thicker. 


WINSLOW. 


А. well at Winslow, near Hammonton, in Camden County, shows 
the increase in depth of the marl beds in the direction of the dip. 
In a distance of about 13 miles the top (?) of the Hornerstown marl 
has descended about 300 feet. This well was sunk about 1853 and 
is thought by Twitchell to be the first deep well in New Jersey. 
Its record has been repeated in somewhat varying form in reports 
of the New Jersey Survey from 1868 (Cook) to 1890. Its record, 
as worked out by Knapp,” follows: 


Record of well at. Winslow. 


E Ukface enhn OU AWAY ia. sra uu numina nin Шаке mee np Er xd REL OES 
Blueand black elay........................ 15 20 


Glass sand described as quieksand...... 95 115 
Miocene clay described as hard black clay. . 35 150 
Miocene sand described as quicksand... ... . 107 257 
Brown clay described as hard black clay 2 43 300 
Grobnsandituatistfelftieto, оо. мин SEMTA CC T CO Cieero TEMERE 20 320 
Pure greensand, no fossils; “Water rose from the bottom of the greensand”’ а....... 15 335 


a Cook, G. H., Geology of New Jersey, p. 291, 1868. 


MARLTON DISTRICT. 


SELECTION OF AREA. 


In the vicinity of Marlton the area occupied by the combined 
Hornerstown and Navesink marls expands to а broad belt about 
2 miles wide. The greensand may Бе recognized in the roads and 
the plowed fields at many places. A number of marl pits were 
opened in the early days, and the marl was much used. More recently 
the Atlantic Potash Co. has opened pits, described below, along the 
railroad, about 1.1 miles east of Marlton, for commercial exploitation 
of the marl and the extraction of the potash. About 1 mile south- 
east of Marlton the Vincentown sand emerges from Tertiary cover, 
though it is still concealed to a greater or less degree by Quaternary 
deposits. 


? Knapp, G. N., data on file at the office of the State geologist, Trenton. 
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The field of Alphonso Fusco, at Elmwood Road station, about 1.8 
Miles east of Marlton, was selected for exploration because, so far as 
could be told from the map and the general appearance of the coun- 
try, it lies near the contact of Vincentown sand and Hornerstown 
marl, so that a full thickness of greensand marl might be expected. 
The overburden, too, was thought to be relatively thin. 


SR ATLANTIC POTASH CO. 
< 70 Marlton 


W. В.Соорег 
Loc.7i О 


0 4 % 24 1 Mile 
mp 


[mmm — — — — — 


FIGURE 6.—Sketch map of part of the Marlton district, showing the location of holes 15 and 16. 


HOLES 15 AND 16. 


A 2.5-acre tract was laid out east of the road and north of the 
railroad, and two holes were sunk 330 feet' apart, as indicated in 
figure 6. A third hole was planned, but the contract for drilling 
expired before it could be started. The records of holes 15 and 16 
follow. 


Locality 62, hole 15. 


Records of holes in Marlton district. 


POTASH IN THE GREENSANDS OF NEW JERSEY. 


[Farm of Alphonso Fusco, Elmwood Road, 65 feet N. 63° E. from center of railroad crossing just east of 
station. Elevation of surface, about 65 fect. Е. К. Bailey, analyst; S. J. Taylor, driller.) 


Thick- 
ness. 


Depth. 


Field 
No. of 
sample. 


K:0. 


Formation. 


Soil, rather sandy, with some clay .............. 

Sand, clayey, somewhat glauconitic, yellowish 
drab, becoming greenish yellow. 

Sand, clayey, glauconitic, with some mica and a 
few pebbles (one angular granitic fragment 2 
inch in diameter noted), yellowish green, 
water bearing, hard at base. 

Sandlikelast but with more graveland pebbles; 
one pebble 2inches in diameter; material hard 
and compact. 

Glauconite beds, black, with considerable 
quartz, contain some lumps of yellow sandy 
clay and scattered pebbles; one subangular 
quartzite pebble 14 inches in diameter; mate- 
rial runs like quicksand. 

Glauconite beds, with fine quartz sand and dark 
greenish-drab clay; runs; some layers appar- 
ently more firm and form lumps with greasy 
feel; some layers dry, but sand as whole is 
water bearing. 3 

Glauconite beds, coarse grains, smaller propor- 
tion of clay, shell fragments, one or two casts 
poorly preserved, occasional nodules of hard 
gray and brown Clay with included grains of 
glauconite, concretions of marcasite. 

Glauconite beds similar to last but with more 
greenish tint, water bearing; material appears 
to be compact but when loosened is a runny 
glauconiticsand with fine grains and compar- 
ativelylittleclay. Poorly preserved coralline 
fossils and concretions. 

Glauconite beds, greenish black, similar to M- 
100 but glauconite grains slightly coarser and 
thereis somewhat more green clay; runs easily. 

Glauconite beds like above, but shells are scat- 
tered through the material. 

Glauconite beds like M-100-101; material repre- 
sents basal part of dark-green marl, runseasily. 

Glauconite beds, chocolate-colored marl, glau- 
conite mingled with much brown clay and tiny 
flakes of mica. . 

Glauconite beds, brownish black; clayey beds 
fairly firm. 3 { 

Glauconite beds similar to last but with scat- 
tered shells, 

Glauconite beds similar to M-104. Shells scat- 
tered through brownish-black glauconitic clay. 

Glauconite beds similar to M-105; material dries 
to agray color. 

Glauconite beds similar to above; contain a few 
grains like rice graveland some Shellfragments. 

Glauconite beds, brownish black; glauconite and 
clay continue abundant but gravel grains and 
shell fragments become more numerous, one 
fragment of Belemnitella noted at 67 feet. At 
base gravel and shell fragments become abun- 

dant. Belemnitella fragments numerous. 


Ft. in. 


2 
8 


6 


[2 


6 
6 


6 


11 
10 


Ft. in. 


22 


28 


33 


л 


М-98 


M-99 


M-100 


M-101 


M-102 
M-103 


M-104 


M-105 
M-106 
M-107 
M-108 


Per cent. 


4. 82 


6.68 


7.83 


Quaternary. 
Do. 


Do. 


Do. 


Do. 


Vincentown. 


Hornerstown. 


Do. 


Do. 


Do. 
Navesink. 


Do. 


Do. 
Do. 
Do. 
Do. 


[Far 
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Locality 63, hole 16. 


Farm of Alphonso Fusco, Elmwood Road, 330 feet S. 82^ E. from hole 15. Elevation of surface, about 
61 feet. Е. К. Bailey, analyst; S. J. Taylor, driller.) 


Ep o 


: Field 
pog Depth. | No.of} КО. Formation. 
pine sample. 


Рі, іп. | Ft.in. Per cent. 
3 .| Quaternary. 

Do. 
Do. 


Боп, brown clayey sand with some humus...... 

eu, clayey, yellow to yellowish-green........ 

ay, glauconitic and sandy, green with yellow 

Streaks of iron-stained clay. Lower 8 inches 

Sandy, water bearing, considerable quartz 
са one pebble noted at base. 

glav, sandy, glauconitic, iun green....... 18 feu: pic Ro екин Ж Do. 

ànd, clayey, dark grayish green; sand is prin- 8 4 I6 RA ace acon Vincentown (?). 
Cipally quartz but includes considerable 
glauconite, almost a quicksand. At 11 feet 
Material more firm, hard to drill. Propor- 
tion of glauconite increases with depth and 
quartz becomes coarser, gravel grains 
Scattered through but disappear near base. 
Clay becomes greenish toward. base. 

E glauconitie and sandy, greenish gray to 3 19 M-110 5.68 Do. 
blaek. Probably basalportion of Vincentown 
formation. 

Glauconite beds, brownish gray to grayish- 3 22 
black, shell bed with casts of T'erebratula and | 
Other forms, nodules of marcasite, scattered М-111 6.58 
rounded grains of pu as large as х inch in = s 
diameter, bed hard and compact. 
lauconite beds, soft and runny with com- 
paratively little clay, but slightly micaceous, 
green streaks mingled with the brown give 
general dark grayish color. 

Glauconite реба, она шшш clayey ma- 3 8 27 8 | M-112 6. 86 
erial, compact, fossil corals more or less re- Ў 
laced by glauconitie clay. |;Hornerstown. 

Glauconite beds, stiff clay layer in upper 2 feet, 5 4 33 M-113 7.11 

lower part soft and runny, distinct dark 
greenish color; a few grains of gravel, one 
ebble 2 inch ın diameter, and a few shell 
ragments noted; about 1 foot above base clay 
becomes a lighter green. 

Hauconite beds similar to last, brown, clayey. . 3 36 

lauconite beds, greenish, спагада; gravelly, TÉ 86.4 
VER bearing, casts of shells, small flakes M-114 7.13 
of mica. 

Glauconite beds, brownish, clayey.............. 11 37 6 

Glauconite beds brown, clayey, probably 10 1 47 7 | M-115 6. 84 

correspond with chocolate marl of Sewell; 

Carry considerable glauconite; one frag- 
ment of shark tooth noted at about 40 feet. 
Glauconite beds similar to last................. 1 
lauconite beds, brown, clayey, include small 

Shell fragments and a few grains of gravel. 
Hauconite beds, shell fragments increase in 
number, rice gravel and fragments of Belem- 
mitella less clay, abundant glauconite, con- 
siderable quartz, water bearing. 


wee 
оюн 


to 
54 


58 | M-116 |- 6.36 { 
M-117| 6.58 | Navesink. 


64 6 | M-118 5. 62 


о wo 
Юю Po 
о 
= 
З 
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The data furnished by holes 15 and 16 are summarized below: 


Thickness and quality of greensand beds at holes 15 and 16, Elmwood Road. 


А А Average 
Thickness Thick- = 
Hole. Bed. one repre- K30. ness Wr 
sented. of bed. K30.a 
Ft.in.| Per cent. | Рі. іт. | Per cent. 
Отеген ае emeret meme ee of Үл ЕДИ 
5 4.82 E 
йсй RE нове Е НЕННЕ ito pte 62 rid du E 5.85 | 
(Sors MES d ESSERI TITRE ak 5 4 7.61 | 129 7.49 | 
T 7.55 | 
4 10 6.30 | 
Sais | 
©ЙОООШ ТПӨР а trt uve eese mn 1 4 10 6.28 29. 3 6.16 
4 4 6.60 | 
5 4 5.12 | 
| 
TON А ЧӨЙ. Жол с ы а eee dis гира M mut To солун var; а 
4 -110-.. 3 . 68 
Black marl......... 3 Угуз s bead SR A tst P $6 pou 6.24 
M-112... 3 8 6.86 
toon ma ilo uc Lie ELLE, M-113... 5 4 NET | 13 6 b 7.05 
M-114. 4 6 7.13 
Мп 10 8| 636 
| E -116... 10 .96 
КОСО lo rice Be EI quic eee М-117... 3 4 6.58 27 6.48 
М-118 3 2 5.62 
Average: 
Overburden... 
Black marl. 
Green marl.... 
Chocolate marl 
| 
a Average for bed weighted according to the thicknesses represented by the respective samples. 
ii b Includes 11 inches of chocolate marl. 
| c Average for the bed in the 2.5-acre tract weighted according to its thickness at the respective holes. 
4 Average of entire thickness of marlin the 2.5-acre tract. 

As shown in the above table, the maximum thickness of the over- 
burden in the 2.5-acre tract, as inferred from the two holes, is 17 
feet and the average is 16.5 feet. The land rises slightly toward the 
north side of the tract, so that 17 or 17.5 feet would perhaps be а 
fairer average for the overburden. 

The presence of the Terebratula-bearing bed at hole 16 fixes 
definitely the position of the top of the Hornerstown at 19 feet at 


that place; the corresponding bed, not so well marked, occurs at | 
22 feet at hole 15, where the surface elevation is 4 feet higher (65 feet). | 

Above the top of the Hornerstown is a bed 5 feet thick at hole 15 | 
and 3 feet thick at hole 16, consisting largely of fine quartz sand and | 
glauconite with more or less clay. This bed is presumably the basal | 
part of the Vincentown sand but may represent reworked material | 
of Pleistocene age. It contains sufficient glauconite to warrant its | 
inclusion with the underlying marl beds, and it is here classed with | 
the black marl. 

The black marl has a maximum of 11 feet 2 inches, averages 9 feet 
7 inches, and contains 6.01 per cent of potash (K,O). The green і 
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Marl has a maximum thickness of 13 feet 6 incnes, averages 12 feet 
ll inches, and contains 7.26 per cent of potash. The chocolate 
Marl has a maximum thickness of 29 feet 3 inches, averages 28 feet 
2 inches, and contains 6.32 per cent of potash. The entire bed 
averages 50 feet 8 inches or, for purposes of computation, say 50 
feet in thickness and contains 6.50 per cent of potash. 


WELL DATA, 


Numerous wells sunk within a radius of 2 or 3 miles of Marlton 
Serve to check the thickness and continuity of the marl and show the 
general thickness of the overburden in the district. At locality 64, 
Which is on relatively high ground midway between Marlton and 
Ashland and southeast of the marl belt as mapped, there is 50 feet 
of greensand beneath 81 feet of overburden, as shown in the following 
record 2° 


Record of well of S. C. Gardiner, about 2.5 miles southwest of Marlton, on road to Ashland 
(locality 64). 


| [Elevation, 147 feet. W. C. Barr, driller.] 


Thick- А 
TIGRE Depth. Formation. 
eee 
Feet. Feet. 
40 40 
35 75 | [Quaternary ?] 
6 81 
20 101 \[Hornerstown and 
30 131 } Navesink. ] 
6 187 | [Mount Tate and 
Wenonah.] 


Three wells at Marlton show considerable thicknesses of marl, but 
they also show a rather thick overburden. 


Record of well of H. B. Dunphey, at Marlton (locality 65).® 


[Elevation, 105 feet. W. C. Barr, driller.] 


s Depth. Formation. 
Feet. Feet y 
Top soil, yellow loam and ргтауе1...........------------------ ia T4 Pleistocene, 
P marl 9 41 i and 
hocolate marl, with white shell, probably Gryphaea. 29 70 avesink.] 
Gray sand with irony угайег............----------... -5 12 82 Раоа тане апа 
ULES cts Mapa ne А А. ЖИТТЕ А, TOG EEE EN a 40 122 f" Wenonah 
bung SERE Тт ORS POSED OE a 72 194 [Marshalltown, 1 
Fine white sand with good у/айег..............-...........- 6 200 | [Englishtown.] 


4 New Jersey Geol. Survey Ann. Rept. for 1895, p. 69, 1896. 


If the blaek marl beneath the gravel is considered part of the 
Hornerstown there is а thickness of 52 feet of marl beneath an over- 


= 


20 New Jersey Geol. Survey Ann. Rept. for 1896, p. 148, 1897, 
88625°—22 
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burden of 18 feet. The records of the well at locality 66 and of 
hole 16 suggest that this black marl may perhaps more properly be 
assigned to the Kirkwood or the Vincentown. 


Record of well at waterworks, Marlton (locality 66).9 


[About 0.6 mile south of railroad station. Elevation, 115 feet(?). 


A. G. Dunphey, driller.] 


Thick- 


Hoses Depth. Formation. 

Soil Вар д 

OLE о rn lect ERO mem жету деу Же Bia гә 
Xelo gravel.... 5 14 \iQuaternary?] 

ellow quicksand. 15 29 ze 
Black mud. ..... 20 49 ||[Kirkwood?] 
dig il e мулы er Te C 25 74 3 
Brown mud (chocolate marl?). „ааа ааа. 19 93 Ho and 
auri eem А үе бене opone, e de. nr psi Миы md al i ce 8 96 avesink.] 
Gray cnm abundance of water, somewhat irony....... 10 106 
э езгне ое ра cio ted a MONS туса тазу 1 107 
ij AL бершы сет а ЙС абыс RU DAC EDT C БИ 1 108 a n and 
Winttish OBI SEU. (oco acs sm re mee AER MT TAE ij 125 A 
BIGERINE SOUS ve Saa a enn CE a aa e N a a a 242 (30) (155)? 
BIRER CLAY ai EL esr tin > aS Аар Sams Angele САНЕ. <= (30) (185)? 
BOCK DIGU гапа кыл soar eu teste eere rua dee epu a (11) (196)?|‘[Marshalltown?] 
Sandy marl.......... (12) (208)? 
Light-colored sand. (4) (212)?| [Englishtown?] 


Yellowish-white sand with satisfactory water. 


a New Jersey Geol. Survey Ann. Rept. for 1897, pp. 259-260, 1898. 


Here there is 47 feet of marl beneath 49 feet of overburden. 
The writer is indebted to M. W. Twitchell for the following record 
and interpretation of the neighboring well of T. R. Wills: 


Record of well of T. R. Wills, near Marlton (locality 67). 


[Five-eighths of a mile south of Marlton. Elevation, 100 feet. 


A. G. Dunphey, driller.] 


Thick- 


ness: Depth. Formation. 
Feet. Feet, 
Soil and yellow loam... aaa eo emn 12 12 
Gravel and greenish-yellow вап@.....................-......- 3 15 
Yellowish sand with some greensand grains................- 7 22 Kirkwood. 
АОРТЕ tee teat tiem maaan 10 32 
Sand, mixture of greensand and white quartz grains........ 4 36 
Greensand marl, somewhat clayey..................- eee ie 50 
Pure rum marl, called powder-grain marl 10 60 || Hornerstown and Nav- 
eva rel e acp HMA coti HORN IAS A oa 8 68 esink. 
Chocolate mar], darker shade idl es esla e ee 14 82 
Mixture of greensand and quartz sand, with some thin crusts 5 87 
of irony conglomerate; contains Gryphaeostrea vomer and а, 
more ponderous Gryphaea or oyster, too fragmentary for 
specific identification, also the mineral vivianite, replacing 
the lime of some of the shells. 
Medium-coarse sand, slightly greenish yellow.......-...---- 9 96 Mount Laurel and We- 
Medium-coarse sand, greenish yellow but darker. ........... 2 98 nonah. 
Finer sand, similar in color, but containing numerous pale 20 118 
yellowish-green casts of Foraminifera. 
Sand ӨЛЕШ (ауд seats A ESE «cm a a a E 12 130 
Sand, mainly quartz grains. . 13 143 
Black апае ауан еа ыйыы» элә as а ы раар» aiti аны aa 52 195 
Hard crust, consisting of sand conglomerate, shells, and 1 196 
other fossils. In this stratum were found the cusp of a 
tooth of Thoracosaurus neocesariensis Leidy, a gavial re- 
lated to the crocodile, and also the molluscan genera Oar- Englishtown, 
dium, Gryphaea, and Pecten. 
Clean, clear yellowish quartzose sand, without greensand 3 199 


grains, water bearing. 
Sandy clay, with greensand. 


1 


— ро С 0 Н СО 
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At this locality the top of the Hornerstown is not present, but 
there is 46 feet of greensand beneath 36 feet of overburden, consisting 


of Kirkwood sand. 
A well sunk for Joseph Evans, about 1.5 miles southeast of Marlton, 
furnishes the following record: 


Record of well of Joseph Evans, 1.5 miles southeast of Marlton (locality 68).® 


[Elevation, 129 feet.] 
etes Depth. Formation. 

8 Feet б pe 

and 2 0 RA 
Black loam or marl 50 70 |s Kirkwood ?] 
eu. ЖЕР = A se [Vincentown ?] 
ldem Оо оло NNNM окер гл 
Crust of oyster and other shells. .................---------s- 2 149 | Navesink ?] 
White sand with water.............-.. ARL oie M EP 6 155 apu Laurel-Weno- 

nah. 


а New Jersey Geol. Survey Ann. Rept. for 1894, pp. 214-215, 1895. 


If the writer's interpretation of the above record is correct there 
is 54 feet of greensand marl beneath 93 feet of overburden. The 
“crust” at а depth of 84 feet is thought to be the more massive lime- 
sand phase of the Vincentown, but it may represent the shell bed at 
the top of the Hornerstown. The shell bed at a depth of 147 feet is 
probably the base of the Navesink. 


Record of well of J. W. Barr, about 2 miles east of Marlton (locality 69).a 


[Elevation, 70 feet.) 


ЯР Depth. Formation. 
S Feet Feet. 
ОАО Соо Оу wie! os cients T А р-ге l= i ine ee TTE 10 10 
parse О and gavel a deti MP EHE 10 20 [Quaternary] 
аск and green marl.... З / 
Chocolate marl HE 30 64 n s and 
Shell crust with Belemnitella. 4 68 zs 
and, water bearing [Mount Laurel and 
Wenonah]. 


a New Jersey Geol. Survey Ann. Rept. for 1894, p. 209, 1895. 


The upper shell bed is not present at this locality, but beneath 20 
feet of clay, sand, and gravel there is 48 feet of greensand marl, 
including the lower shell bed. 

The records of a number of other wells in the vicinity of Marlton, 
So far as they relate to the marl and its overburden, are summarized 
in the following table. 
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- Thickness of overburden and of marl at several welis near Marlton. 


TA Reference (New Over- ; 
it Jersey Geol. Survey Owner. bur- | Marl. Driller. 
y Ann. Rept.). den. 
Feet Feet. 
Табора уены: RETE 40 58? 
TAE TORS гк 7 51 | A. G. Dunphey. 
Samuel Lippincott. . . 26 54 | W.C. Barr. 
William J. Evans... 50 67 Do. 
Josiah Ballenger...... 30? 40 | Stotthoff Bros. 
W. B. Cooper...... 20+ 50 
Benjamin Cooper. 31 85? | J. W. Barr. 
-| Т. С. Hammitt... 85 42 | A. G. Dunphey. 
-| B. S. Lippincott. 50 45 | W.C. Barr. 
-| Levi T. Ballenger 204- 56? Do. 
A. W. Lofland... 58 37 Do. 
Samuel R. Cooper.. 30. 50 
87 19 


а Personal communication. 


Definite locations for a number of these wells are not available, 
but they all lie within 3 miles of Marlton and mostly to the east or 
southeast. They are near the southeast boundary of the marl belt 
and show an average thickness of about 49 feet of marl beneath about 
37 feet of overburden, which, at several of the wells, consists in part 
of Vincentown and Kirkwood sands. 


OTHER DATA, 


Some of the marl exposed in plowed fields and along roads near 
Marlton is reworked material of Pleistocene age that might readily 
be mistaken for marl in place. For example, at locality 75, between 
Marlton and Evesboro, Dr. Kümmel noted in 1915 a good exposure 
of reworked marl 2 feet thick resting on a bed of yellow iron-stained 
gravel also about 2 feet thick. In the old marl pits in that vicinity 
the only exposures at present show reworked marly clay with pockets 
of gravel. The real marl occurs below the floor of the pits at an 
elevation of about 90 feet and beneath the gravel. 

The pits of George T. Middleton, at locality 76, about 1.1 miles N. 
78° E. from Marlton station, are entered from the Evesboro-Medford 
road. According to information furnished to Dr. Kümmel in 1917 
these pits have not been dug recently, but the marl lies near the 
surface with only 2 or 3 feet of overburden and no shell bed. The 
marl was formerly dug to a depth of 12 feet, where water interfered 
with digging, but the marl was said to be much thicker and to contain 
more than 7 per cent of potash. 


ATLANTIC POTASH CO.'S PIT. 
The pit of the Atlantic Potash Co. lies about 1.1 miles due east of 


Marlton, at locality 77, just north of the railroad. At the time of the’ 
writer’s visits, in October, 1918, and January and March, 1919, the 
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A. DREDGE, PIT, AND STOCK PILE OF ATLANTIC POTASH CORPORATION ABOUT 
11 MILES EAST OF MARLTON, BURLINGTON COUNTY, N. J. 


Note abundance of water in pit. 


B. RECENT DIGGING AT NORTHWEST CORNER OF WEST JERSEY MARL & 
TRANSPORTATION CO/S MARL PIT NEAR SEWELL, GLOUCESTER COUNTY, 


NT. 


MARLTON DISTRICT. TT 


pit was filled with water. In September, 1917, fresh surfaces were 
exposed and Dr. Kümmel measured the following section: 


Section at pit of Atlantic Potash Co., 1.1 miles east of Marlton (locality 77). 


Feet. 

Sandy Giay.andigtavel. ЛИШ A 803 IK ЮЛЕ DI. рпа бга 3-5 
Yellow bed, Gryphaea shells, iron stained and more or less de- 

CORT ORCC c. ЕЕ ЧЕ e жес Р Ч ave Bee hee Ir iue 2-24 


White unaltered shells, 80 per cent Gryphaea, some Terebratula 
harlani; upper contact very sharp and approximately horizontal. 1-1 
Dark greenish-black marl, exposed... ...-....: 2. АШУ ТӨ 6-7 
15] 

It was stated that 40 feet of marl had been dug here without 
reaching bottom, and that about 13 feet from the top the marl 
became a little more greenish. 

The condition of the pit in March, 1919, is shown in Plate VIII, A. 
Determinations of the weight of the marl per cubic foot were made 
on relatively fresh run of mine material, as described on pages 19-20. 
A sample of this material analyzed at the Survey laboratories con- 
tained 7.63 per cent of potash (KO). 


LIME SAND. 


The lime sand does not come to the surface in the Marlton district, 
but it is penetrated in a number of wells in the eastern and south- 
eastern parts of the district. The map shows its probable distribu- 
tion northeastward from a place about 1 mile southeast of Marlton, 
where it emerges from beneath Tertiary beds but is still concealed 
by Quaternary deposits. 


ESTIMATES OF TONNAGE AND VALUE. 


In the 2.5-acre tract at Elmwood Road station the thickness of 
the marl is about 50 feet and its potash content 6.50 per cent. On 
the assumptions, as in previous estimates, of 28 per cent of voids and 
a weight of 133 pounds per cubic foot, 1 acre of this tract would 


oA 
ponte 52:060 = xe aiii t 9,400 tons of potash (K,O) and 


the 2.5-acre tract would contain 23,500 tons. 

With an 80 per cent recovery and а price of $2.50 per unit of 20 
pounds (March, 1920) the potash in a ton of greensand would be 
worth $13 and the potash in an acre of this tract would be worth 
$1,880,000. At the more probable price of $1.50 per unit the potash 
in а ton of greensand would be worth $7.80 and the potash in an 
acre of the ground would be worth $1,128,000. These estimates of 
value have no relation to the present value of the land, as they are 
dependent upon the extraction of the potash by processes whose 
successful operation has not been commercially demonstrated. 
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UTILIZATION OF THE DEPOSITS. 


The 2.5-acre tract is part of a tract large enough for commercial 
development and lies on a railroad that gives direct access to Dela- 
ware River at Camden, about 16 miles distant. 

At holes 15 and 16 and at the Atlantic Potash Co.'s pits water 
rises within a few feet of the surface and will need to be considered 
in any plan for exploitation of the marl. 

Along the southeast boundary of the marl belt a thickness of 
about 50 feet of marl may be expected, but the overburden is rela- 
tively thick, being about 17.5 feet in the 2.5-acre tract. Where 
streams have removed some of the overburden, as in the vicinity of 
the Atlantie Potash Co.'s pits, the marl will be more accessible. 


MEDFORD DISTRICT. 
MARL LOCALITIES. 


The Medford district merges with the Marlton district on the 
west and is discussed separately only for convenience in the presen- 
tation of data. At Medford the Manasquan marl underlies the 
surface sand and gravel, but to the south, east, and northeast the 
Kirkwood is found. The Manasquan forms a belt extending nearly 
4 miles southwest of Medford, but the marl is only locally exposed. 
It was formerly dug here and there, as at locality 78, about 1 mile 
southwest of the town. This locality was visited by Dr. Kümmel 
in September, 1917, when he found the pits entirely grown up with 
trees and no marl visible. The marl was deeply buried by yellow 
sand and must have lain 12 to 15 feet below the surface. 

Just north of Medford the Vincentown sand forms a belt about a 
mile wide that is also largely concealed by surface sand and gravel. 
From the vicinity of Reeves station to a point within a mile of 
Lumberton the Hornerstown and Navesink marls occupy a belt about 
2 miles wide, in which the marl lies under varying amounts of sand 
and gravel and in some places is within a few feet of the surface. 


WELL DATA. 


The records of several wells show the thickness of the overburden 
and of the marl in different parts of the district. The writer is 
indebted to M. W. Twitchell for the following record and interpreta- 
tion of the well of J. S. Wills: 
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Record of well of J. S. Wills, near Medford (locality 79). 


[Elevation, 63 (?) feet.] 


Thick- 


0 Depth. Formation. 


SIR Ж жак» nas 
Clay, yellow san 
ine gray sand with greensan g 

Oarse gray sand with greensand grain: 


Kirkwood. 


8 23 
ОА Ди e art н ve АСНЫ: Бан нр Дыр, ЖУА 30 
ШИЕ ГОО ШӘЛ]. «ick М Жын RG E с К 35 |j Manasquan. 
ime sand, Foraminifera, Bryozoa.................. a d 50 | Vincentown. 
Green marl with shells (Gryphaea and. Tlerebratula). . 0 
Кө @ тбеп сапда a ЫЛЕ ес EE ا‎ 5 80 (Hornerstown and 
Baregroensand Пап (9. 2 IES 3 91 Navesink. 


Pure greensand, chocolate-colored .............. 
ure greensand, dark ртееп...............-......- aai] м 
Gray sand with greensand grains and shell, etc., Hxogyra |.......... 124 


eg 4 7 
Mune epocnsang AAN A es ане оао qu» à 76 | 


and Belemnites. Мону, UR and 
Gray sand аре. UT Я ЫН» on ceding ue sacs s osx xoti deos 126 T 


This record shows a thickness of about 54 feet of Hornerstown and 
Navesink marl beneath an overburden of 70 feet; but included in 
the overburden are about 20 feet of Manasquan marl and 20 feet of 
Vincentown sand. 

At the farm of I. W. Stokes (locality 80), about 1 mile northeast of 
Medford, a well was sunk in the midst of the Hornerstown and Nave- 
sink marl belt. This shows 15 feet of overburden and 30 feet of marl, 
а commercial quantity. The following record and interpretation 
are supplied by Dr. Twitchell: 


Record of well of I. W. Stokes, near Medford (locality 80). 
[Elevation, 78 feet. Stotthoff Bros., drillers.] 


Abie Depth. Formation. 
Feet. Feet. 
БОП АП. бал Б. „25-4955 хыр aS eae muxo s e a 15 15 |. 
n(———— É——— 30 45 | Hornerstown and 
Navesink. 
cand, yas DU АЕ бу eee нр Аа ГО. bo 
SIL BETE ONE CER A T 
Caka voie sand (water irony ) 70 юры el and 
BOL IRL. ааа аа но ио Í; 85 1 
198 АРТЕ ЕРЕ dace 5 110 
Ма ыз» а ob dr SEU. LL XB UR e, RR 122 
Desi." DL AL оК 157 [itastantorn. 
Магі (fourth stratum) at..........-.--- 170 
BAH, somo CET нен Seeman e flee 
Sand, some clay (water good). ....... 177 | Englishtown. 
SSG a LE S oa ga E aao. REED сох» = 183 
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At the Eayrestown School, about 1.2 miles northeast of Eayres- 
town, a well was sunk, which, according to the State Survey files; 
furnishes the following record: 

Record of well at Eayrestown School (locality 81). 


{Elevation, about 45 feet. S. J. Taylor, driller.) 


Thicke. 
Тї Depth. Formation. 
Feet. Feet. 
Mellow Saad i... ds diede ahi б, 5 o OAT 
own ang yellowish sandy | loam. : 15 20 j(Quaternary.] 
ack marl, ‘‘ gunpowder” 0 0]. 
Dark- TUM ard а ЧЕТА Catia : 10 [Hornerstown and 
cn ardpan, ieee dte a oes ЭЕ De РОЗ, 1 Б1 Navesink.] 
PING ereemish SANG, WATERS. sasi kananan шоо А. „19. 2 10 61 
Hardpan, ‘‘coner ЖӨ? c vola RENE 1 62 AU ont Os) and 
White sata Wato...1.801...-- Le qux UP ТУ. qup 14 76 npud 


The overburden at this site is relatively thick (20 feet). The marl 
is 31 feet thick and from the descriptive terms used is probably of 
good quality. In view of the thickness shown it is probable that the | 
marl extends farther northwest than is shown on the map. 


R. S. RYAN CO.’S PIT. 


The pit of the R. S. Ryan Co., which formerly belonged to Edward 
Rogers, of Medford, is at Reeves station, about 2 miles north of Med- 
ford (locality 82), and is now the site of a plant for the extraction of 
potash from greensand marl. (See Pl. IX, A.) At the north end 
of the pit the following section was observed in March, 1919: 


Section at pit of R. S. Ryan Co., at Reeves station (locality 82). 


0 Depth. Formation. 
Feet, Feet. 
Brown soil with pebbles 2 2 | Quaternary. 
Light-colored consolidated glauconitie sand 3 1 9 Do 
Iron stone, full of shell casts and with local strongly ferrugin- 3 6 ROEE own. 
ous bands. 
Se to greenish marl (Linch strongly ferruginous layer 1-15 75 Do. 
at base). 
Black marl with greenish вїтөа®в...................-.----.- З 104 Do. 


The pit has been dug below the level of the base of the above sec- 
tion, but the lower part is concealed by water. The marl is said to 
be 40 feet thick and to contain from 64 to 7 per cent of potash (K,O). 
Material from the lower layer in the section was used in the weight 
determinations described on page 19. An average sample of fresh 
marl from this layer analyzed in the Survey laboratory contained 
6.25 per cent of potash. 

The ironstone layer, which in the above section coincides with 
the position of the shell bed at the top of the Hornerstown, becomes 
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A. NORTH END OF PIT AT R. S. RYAN CO.S PLANT AT REEVES STATION, В. NORTHWEST CORNER OF RECENT OPENING OF WILLIAM HOFFMAN’S Q. PIT AT FARMINGDALE, MONMOUTH COUNTY, N. J 
BURLINGTON COUNTY, N. J. PIT AT BIRMINGHAM, BURLINGTON COUNTY, N. J. т "e ie eae cree ey NL 
А а РКА 3 "ormerly owned and operated by Squankum Marl Co.; now owned by D. Mal у 
Showing ironstone overlying locally efflorescent greensand. Showing efflorescence and stratification of the greensand and creep along the face of the northwest showing present overgrown and flooded condition, d 
old bank, indicated by the contortion of sand-filled crevices. 


View 


| | 4 
| » + / af we | РА. ; | 


Ld s 


D.8 $ "Т OF R. S. RYAN СО. AT REEVES STATION, BURLINGTON COUNTY, N. J. 


VINCENTOWN. 81 


thinner southward and is only about 6 inches thick at the south end 
of the pit. At that place the shells are missing, and the ironstone 
includes pebbles. Thus the ironstone appears to cut across the 
upper beds of the marl at a faint angle, rising toward the north. 

The layer from which the sample analyzed came is in the upper 
part of the Hornerstown marl. Comparison with the borings pre- 
viously described would indicate that marl of better quality would 
be found a few feet lower. 


LIME SAND, 


The Vincentown sand with its lime-sand phase is reported in the 
logs of some of the wells already cited. In this district it is exposed 
only in the pit at locality 83, on Haynes Creek about 0.4 mile south- 
east of the R. S. Ryan Co.’s pit just described, with which it is 
connected by a tramway. The lime-sand pit also belongs to the 
R.S. Ryan Co., and the lime sand is used with the greensand in the 
process of potash extraction. 

The exposure shows about 8 feet of lime and quartz sand with hard, 
cemented masses of lime sand 6 inches to 1 foot thick, irregularly 
distributed through it. There are also large bodies of dark-greenish 
clay, grading into sand and here and there containing small masses 
of limestone. Clay bodies 10 feet or more long and 2 or 3 feet 
thick lie near the base of the cut. A random sample of the loose 
lime sand analyzed in the Survey laboratory contained 85 per 
cent of carbonate of lime (CaCO,), and a similar sample of the 
harder limestone phase contained 74 per cent. The analysis of the 
harder sample gave 52 per cent of lime (СаО), of which only 
about 32 per cent is in the carbonate form. The excess lime, 
20 per cent, is probably present as phosphate, for a qualitative 
test shows a strong reaction for phosphoric acid. Some iron is 
also present and may be combined with carbon dioxide (CO,). The 
loose lime sand contains only a small excess of lime. The presence 
of phosphate of lime in the lime sand may account for its irregular 
consolidation and also in part for its beneficial action in agriculture. 


VINCENTOWN. 


Vincentown lies partly in the area of the Manasquan marl and 
partly in that of the Vincentown sand. Both marl and lime sand 
have been dug near the town, but these formations are only locally 


exposed. 
WELL DATA. 


A few wells sunk near Vincentown give an idea of the amount and 
character of the overburden and of the thickness of the lime sand 
and marl beds. The well of William J. Irick, about a mile west of 
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Vincentown, penetrates the Navesink marl and shows the succession 
of overlying beds. Its record follows: 


Record of well of William J. Irick, about 1 mile west of Vincentown (locality 84).a 


[Elevation, 30 feet. A. G. Dunphey, driller.] 


Thick- 


А 1 
ness. Formation. 


Feet. 
Yellow gravel 

Orange-colored sand and fine gravel........ 
Yellowish sand with afew greensand grains. . 
Yellowish lime sand with [еи Bryozoa.. 
Ash-colored lime sand with very few Bryozoa 
Grayish greensand with numerous Foraminif 

wanting a 


[Quaternary.] 


= 
ONO دوب‎ 


[Vincentown.] 


[Hornerstown and 
Navesink.] 


won 
oo FOR 


a New Jersey Geol, Survey Ann. Rept. for 1901, p. 71. 


Here beneath an overburden of 18 feet of sand and gravel, includ- 
ing probably the upper bed of the Vincentown, there are 31 feet 
of lime sand and 55 feet of greensand marl, including both shell beds. 

A well sunk at Richard Ridgway's farm, south of Vincentown, 
shows, as reported, some 90 feet of marl beneath 12 feet of over- 
burden. Its record follows: 


Record of well of Richard Ridgway, about 1.75 miles south of Vincentown (locality 85).a 


[Elevation, about 40 feet. S.J. Taylor, driller.] 


Thick- 


1489, Depth. Formation. 


Feet. 
Low soggy ground 12 12 | [Quaternary.] 
Dark-green marl.. ЕЕ ي‎ 32 ү“ anasquan and 
Light-green marl 23 102 Vincentown?}. 
Oyster shells, hard stone, some greensand 112 | [Top of Hornerstown? 


a Files of New Jersey Geol. Survey. 


This well is about 2 miles farther down the dip than the Irick well 
and would thus be expected to show a greater thickness of the Vin- 
centown sand, which is locally very glauconitic, and a complete 
or nearly complete thickness of Manasquan marl. The limesand 
phase of the Vincentown, if present, was not recognized. + It is pos- 
sible that the Vincentown is absent and that the shell bed mentioned 
is the base of the Navesink, but in view of the records of the Irick 
well and that of Henry I. Budd, given below, the interpretation in- 
dicated seems more probable. 


VINCENTOWN. 83 


The well of Edward Blackley, at locality 86, near that of Richard 
Ridgway, shows a similar record but was sunk to a depth of 135 feet. 
The driller reports that the oyster shells were not so plentiful and 
that a little black muck was penetrated before reaching the sand, 
Which was of a gray color. 

The well of Henry I. Budd,” described as 2 miles south of Birming- 
ham, is probably within 2 miles of Vincentown and somewhat north- 
west of the strike of the beds at the two wells last mentioned. At 
the Budd well the base of the Navesink is struck at the depth of 140 
feet. Its record follows. 


Record of well of Henry I. Budd, 2 miles south of Birmingham. 


[ Elevation, 50 feet.] 


Thick- | . i 
CREER Depth. Formation. 
Feet. Feet. 
URSIN UN ЗАРА oe DRE PE d REN OTE 1 " 
ОЕТ ТЕ Lt E ERATIS a RES oorr May 3 62 69 
Hard ironstone P же 2 val 
Мет... 1 72 
Hard crust 1 73 
En PE: 2 75 
потег ы-н з зт ИЕ СЫЫР Е ij 76 
pr тЫ 3 79 
nee 5) B Iirvincontownt 
Hard crust 17 83 
ces om eg RNAS 2 85 
ТАТО ОБ И. а реа URE ARLE TO EPISCO 1 86 
[y зг» 3 89 
Sheil marl. .. 10 99 
Shell bed, Єт 6 105 
Black sand and 10 115 (Hornerstown and 
Greensand marl....-.------- 23 138 Navesink.] 
Crust, Belemnites. =e. ¬ aa, die %۷ 2 140 
Coarse white sand With зуайег.............----..-1-......... 3 143 | [Mount Laurel and 
Wenonah.] 


In this well the position of the top of the Hornerstown is clearly 
indicated by the Terebratula-bearing bed, and the combined Horners- 
town and Navesink beds are thus 41 feet thick. The alternating 
marl and erust layers above this bed are suggestive of the lime-sand 
and limestone phases of the Vincentown, which under this interpre- 
tation would be 28 feet thick. The 62 feet of "sticky marl’’ is 
probably too thick to represent only the Manasquan marl and may 
include the lower and more clayey portion of the Kirkwood. The 
ironstone, however, suggests unconformity, so that the Manasquan 


may be absent. 
MARL PITS. 


At locality 87, about 1 mile south of Vincentown, on the property 
of Dr. J. Clifford Haines, Dr. Kümmel observed, in September, 1917, 


9 New J ersey Geol. Survey Ann. Rept. for 1896, p. 143, 1897. 


D^ 
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a freshly dug pit with vertical walls in which the following section 
was exposed: 


Section at marl pit of Dr. J. Clifford Haines, 1 mile south of Vincentown (locality 87). 


Feet. 
Билон ЛДЫ ica. ае 5 
(LSA ТЫ н nen. ve а ME чаек БЫ ЕЙ NE rs RM EE ГГ лз»... ài 
Gray vo black mail ATNI. о Ratis EATR BORG 3-4 
Water level. 

10 

Other exposures in the neighborhood showed 10 to 12 feet of 
stripping. 


In the early eighties, according to data on file at the New Jersey 
Geological Survey, the pits of the Vincentown Marl Co., which were 
near the Haines pit, showed an overburden of 6 feet of yellow and 
white sand and gravel resting on 15 to 20 feet of marl, gray above 
and black below. 

At locality 88, on the opposite side of the creek from locality 87, 
Dr. Kiimmel observed, in September, 1917, several small openings 
that had been made within the preceding few years. "There were 
piles of light ash-colored marl at an elevation of about 40 feet, and 
the pits showed 7 or 8 feet of sand and gravel overlying 3 to 4 feet 
of light yellowish-green marl blotched with clayey pellets. The pits 
were filled with water. 

The pits on the Н. J. Budd estate, at locality 89, about 14 miles 
east of Vincentown, were visited by Dr. Kümmel in September, 1917. 
No marl had been dug there for 20 years, and there were no expo- 
sures, but according to John W. Rose, who used to dig marl there, 
the pits formerly showed 3 to 6 feet of stripping succeeded by 3 feet 
of gray marl (locally with ironstone) overlying 12 to 18 feet of black 
marl. The bottom of the marl was not reached. 

From the Ben Brown place, near Vincentown, W. C. Phalen col- 
lected а sample of marl from a previously dug pile and а check 
sample from a bed of greensand 5 or 6 feet thick. "The first sample 
when analyzed in the laboratory of the United States Geological 
Survey was found to contain 3.74 per cent of potash and the second 
sample 4.22 per cent." A third sample from the Henry Butterworth 
place, between Pemberton and Vincentown, contained 4.28 per cent 
of potash. This sample represented 5 feet of greensand, which was 
overlain by 10 to 15 feet of clay and gravel. 


LIME SAND. 


According to data on file at the State Survey, lime sand was dug 
on Rancocas Creek near Vincentown at locality 90. In the early 
eighties the following section was exposed: 


31 Ashley, G. H., Notes on the greensand deposits of the United States: U. S. Geol. Survey Bull. 
660, pp. 39, 47, 1918. 
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Section of Vincentown sand on Rancocas Creek, near Vincentown (locality 90). 


Ft. in, 

Brom ран апа hummus ы a= cen ng cael to ое се ра 6 
Yellow and white рапа and TAAL ытыс. Rota ove ш. 2-4 

PE шс ау eese Ж, ЧА ao Me ca Garena Meme cates wars i ree ee oes 6 
Lime sand, cemented in some places and fullof Eschara........ 7-9 
Iamoestone.....-.3 4 T2448 Yee - EG gaza. sos. E. 1: 31:010. 10 
24 


In the spring of 1919 interest in the lime sand at Vincentown was 
revived, and some of the material was reported as being dug for 
agricultural lime. 

BIRMINGHAM AND PEMBERTON. 
HOFFMAN PIT. 
William Hoffman owns a large pit at Birmingham (locality 91), 


from which he makes occasional shipments. (See Pl. IX, B.) 
The following section was exposed in January, 1919: 


Section at William Hoffman’s marl pit, at Birmingham (locality 91). 


Ft. in. 
Sand msome pebble. E. 1052123 12» 110250 EE. OB. BIE 6 
Light-green clay locally at contact........-........ esee 1-2 
Marl, grayish, with some dark irregular masses including gray 
Bots ONC арескв- еш I ee eeu d ris we oats ne nale sme 2-3 
Marl, black, grading irregularly into overlying layer........... 3 6 
Marl; black, dark greenish HHI IO URSA LITIO 1 6 
14 2 


Mr. Hoffman states that the marl about 14 feet below the top is 
green and that he stops digging at that depth on account of water. 
А sample representing an average of 10 feet of greensand from this 
pit, taken by W. C. Phalen in 1917 and analyzed in the Survey labo- 
ratory, contained 7.07 per cent of potash (K,O).*? 

A well sunk for Mr. Harper at locality 92, a short distance south 
of the Hoffman pit, shows the thickness of the marl and the amount 
of overburden that may be expected. -Its record follows: 


Record of Harper well, about 0.33 mile N. 24° W. of Birmingham station (locality 92). 
[Elevation, about 30 feet. S.J. Taylor, driller.] 


Thick- Е à 
ness, | Depth. Formation. 
Feet Feet. 
Sandandgravel........-eeen m I HH 15 15 } 
nene yay a MNT " 2 17 Quaternary. 
ight-gray to dark-green шаг1......-.......- 5 
Hard FA nüstone formation (indurated marl?) . 10 60 LE x А B © i И own and 
Oyster and clam shells, ‘lignite, coralreef, et 10 70 . 
Shell, brown sand, white Sand. ......----.---- 20 90 \Mount Laurel and 
; 5 95 Wenonah. 


Brownelay......---eetI I IÁMeee 


зз Ashley, б. H., op. cit., p. 47. 
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According to Mr. Taylor, the “lignite” of the above record is glau- 
conite. The total thickness of the marl beds as there shown is 53 
feet, and that of the overburden is 17 feet. The shell bed at the 
base of the Navesink, which lies at a depth of 60 feet in the well, is 
exposed in the bank of the creek above 12 feet of Mount Laurel sand 
at locality 93, about 1.2 miles north of Ewansville. 


PITS OF NORCROSS & EDMUNDS СО. 


About. half a mile east of Birmingham station the Norcross & 
Edmunds Co. has operated a sand-washing plant for a number of 
years. The sand is taken from the company’s property, which 
includes about half a square mile south of the creek and east of the 
station. So much sand has been removed that the overburden over 
much of that area has been greatly reduced. The property lies largely 
in the belt of Vincentown sand, but the creek has cut through into the 
marl about 0.2 mile east of the station, and near the western part of 
the property the Vincentown sand should not be very thick. 

Men and tools were kindly supplied by the company for exploration, 
and three attempts were made to reach the marl in the vicinity of 
localities 94 and 95, but each attempt was unsuccessful because of 
the gravelly nature of the overburden and the nearness of water to 
the surface. The marl was not reached at depths of 3 or 4 feet. 

In the southeastern part of the property two holes, Nos. 17 and 18, 
were sunk, respectively, at localities 96 and 97 in the Manasquan marl, 
and samples for analysis were taken. The character and potash 
content of the material are shown in the table below. 

Two attempts were made to sink a third hole by the creek at 
locality 98, but these were abandoned at depths of 3 or 4 feet because 
of the gravelly nature of the overburden and the abundance of water. 


Records of holes at sand pits of Norcross & Edmunds Со. 


Locality 96, hole 17. 


[About 0.75 mile southeast of Birmingham station and about 375 feet northwest of culvert in road to South 
Pemberton. Elevation of present surface, about 50 feet. Analyst, E. T. Erickson.] 


Field 
Depth. | No.of | К0. Formation. 
sample. 


Thick- 
ness. 


Ft. in. Per cent. 
Gravel with pronounced iron-stained layers... . . Б Pleistocene. 
Glauconite beds, thin alternating leafy layers of 8 3 3 .63 | Manasquan. 
drab fine sandy clay and greenish glauconitic - 
clay; random sample. 
Glauconite beds, dark grayish green, clayey, ! f Do. 
uniform texture, water bearing. 
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Locality 97, hole 18. 
[About 330 feet north of hole 17. Elevation of surface, about 50 feet. Analyst, E. Т. Erickson.] 


m Depth. | No. of| ЕК0. Formation, 


Ft in. | Ft in, Per cent. 
BRON AC SANG canine scene S yes = 8 Ci ee res vig Pleistocene. 
Glauconite beds, thin alternating leafy layers o 14 4 15 M-120 3.27 Do. 
drab fine sandy clay and greenish glaugonitic 
clay. Random sample taken at depth of 9 feet 
considered representative of entire bed. 
Lower 6 to 8 inches a little darker and more 
clayey, à 
Glauconite beds, clayey, dark greenish отау... - 2 10 17 10 | M-121 2.75 | Manasquan. 
Glauconite beds, light greenish gray, with 18|] 19 6| M-122 Д Do. 
grains of lime and lumps of vivianite, Lumps 
are irregular in shape and rough in feel. The 
bed has much clay and considerable glauconite 
but appears quite limy with dark glauconite 
streaks, At base a hard layer that could not 
be penetrated with auger. Top of Vincen- 
town(?). Water stands in hole about 3 feet 
below surface. 


At locality 99, in the same general vicinity, a hole 10 to 15 feet 
square and perhaps 10 feet deep, now filled with water, had been 
recently dug in the Vincentown sand. No greensand appeared on 
the dump, but incoherent lime sand with some pieces of cemented 
limestone formed the bulk of the pile. Bryozoa were very numerous. 
Portions of the material were strongly cemented with iron oxide, 
and much vivianite was scattered over the dump in bluish radiating 
crystalline masses, in crusts, and in concretionary forms. Evidently 
the hole had missed the Manasquan marl and had not been dug deep 
enough to strike the Hornerstown. 

From the vicinity of this hole westward and northward to the rail- 
road the lime sand should be relatively near the surface and in suffi- 
cient quantity to be a commercial source in the event of any exploita- 
tion of greensand marl in the district. No analyses of this material 
are available, but from its appearance in the dump near the hole and 
in débris along some of the ditches cut by the company it seems prob- 
able that this lime sand will compare favorably in content of earbon- 
ate of lime with that from locality 83, near Reeves station, which is 
utilized by the R. S. Ryan Co. 

The Norcross & Edmunds Co. also owns ground between Rancocas 
Creek and the road east of the tributary that enters the creek about 
0.6 mile southeast of South Pemberton station. "Through the courtesy 
of the company a hole, No. 19, was sunk at locality 100, in the north- 
Western part of this property. There are numerous old marl pits in 
the vicinity, and some recent pits with equipment for digging. A 
site was selected near one of the recent pits where most of the over- 
burden had been removed, and samples for analysis were collected, 
as shown in the following record. 


puse 1 
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Record of hole 19, at locality 100. 


[On property of Norcross & Edmunds Co. about 4,200 feet S. 65° E. from South Pemberton station, at group 
of old and recent marl pits. Elevation of present surface, about 36 feet. Analyst, E. Т. Erickson.] 


Depth. | 


K50. Formation. 


Y Ft.in. | Ft. in. Per cent. 
Soil and gravel at level of former working....... ы ue Ao iq dii Pleistocene, 
Glauconite beds, dark grayish green, somewhat 5 6 M-123 4.29 | Manasquan. 
clayey, fine textured, rather mealy. 
Glauconite beds, lighter green, stiff, clayey; 2 8 
contain considerable quartz in fine grains, 
greasy feel and appearance on smooth surface. 
Glauconite beds similar to last but with more 3 10 11 10 
quartz and somewhat mealy texture; irregu- M-124 2.99 Do. 
larstreaks oflighterand darker constituents. 
Glauconite beds, darker green, larger percentage 6 12 4 


of glauconite due to larger number of thin 
beds of fine-textured glauconite. i 

Glauconite beds, dark green, thin bedded, with 3 8 16 M-125 4. 61 Do. 
numerous layers of fine glauconitie material; 
at base a stiff green clay. 


The overburden at the hole was only 1 foot thick, but the top 
of the hole was about 3 feet below the level of the adjoining meadow 
to the northeast. The marl was not penetrated at the depth reached, 
16 feet. 

The analyses of the marl from holes 17 to 19 indicate that the 
portion of the Manasquan represented by them is distinctly inferior 
in potash content to the Hornerstown and Navesink marls. Deter- 
minations of the water-soluble potash of the samples from these 
holes showed either none or а mere trace. 

Composite samples from these holes were tested for their content 
of lime (СаО) and of phosphoric acid (P,O;), with the results shown 
in the following table: 


Potash, lime, and phosphate content of samples of Manasquan marl from holes on property 
of Norcross & Edmunds Co., near Birmingham and South Pemberton (localities 96, 


97, and 100). 
[Analyst, E. T. Erickson.] 


Thick- 


ness. K3O. Soluble K;0. Сао. PaO. 


Field No. of sample. 


Per cent. | Per cent. 
1. 58 1.87 


Per cent. 


Ft. in. | Per cent. 


3. 58 


2. 44 


The lime and phosphate content of this marl, as indicated by the 
above analyses, is not high but is probably sufficient under favorable 
. conditions to produce beneficial results in agriculture. The higher 
phosphate content of the middle group is probably due to the vivi- 
anite in sample 122. (See p. 87.) 
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OTHER DATA, 
At North Pemberton a well sunk near the station for Peter Cos- 
grove’s creamery furnishes the following record: 


Record of well at Peter Cosgrove’s creamery, North Pemberton (locality 101). 
[Elevation, about 35 feet. S.J. Taylor, driller.] 


e. Ti 
a Depth. Formation. 
Feet Feet. 
тС ВЛЕ etm 15 15 азаа and Vin- 
Dark-green marl... 65 80 f centown(?). 
К very т ес 2 82 
loarsegreensand and quar 6 88 lr 
Green marl, “lignite” (—glauconite). . $ 18 106 Homer and 
al aT GAC EG LISIGLAN = ca E CREE EE Peer NS Ses 20 126 PSI, CHE 
ТИСНЕ Же BI Rca Sum ree ET DESEAS еВ 6 132 . 
CONSE ЕО ster iad „к sa Б. АЁ. ca feudo IEEE об 10 142 ROS AUS and We- 


The 65 feet of green marl in the upper part of this well is rather 
hard to interpret. The Vincentown locally contains much greensand 
and at some places, as at hole 16 (locality 63), might be called a 
greensand marl. The lime-sand phase does not appear to have been 
recognized here and may be absent, in which event the Manasquan 
and Vincentown might together form the “green marl." The two 
shell beds give rather definitely the position of the combined Hor- 
nerstown and Navesink beds, and, allowing for the dip, the lower 
shell bed is at about the right depth to correspond with its position 
at localities 92 and 93. With this interpretation the combined 
Hornerstown and Navesink marls would be 52 feet thick. 

At locality 102, near South Pemberton, are some old pits now 
overgrown. According to data on file at the State Survey, the 
following section was formerly exposed here: 


Section exposed in the early eighties at marl pits near South Pemberton (locality 102). 


Feet. 

томе ат black sandy eee tee aA SATE узек. dey - 1 1 

Meloy tandi anderavel ta. fee ea e e qued ER 3 
Red di SBE DIOWBUSDRA--. ее ааа асъо Е 1r 
White, black, and yellow sand and gravel................. „ fe 1} 

Marl with scattered shark teeth... аьа а a 18 
24% 


At locality 103, about 2 miles northeast of Pemberton, are some 
marl pits from which Ivins Horner made small shipments in 1914. 
This locality was visited by Dr. Kimmel in September, 1917, when 
he observed the following section: 


Section at pits of Ivins Horner, 2 miles northeast of Pemberton (locality 103). 


90 POTASH IN THE GREENSANDS OF NEW JERSEY. 


The marl pits occupy 2 or 3 acres dug over in rows. A large 
area can be opened to the south without much increase in stripping. 
The bottom of the marl was not reached, but the green marl is 
said to be 18 feet thick. 

A sample of marl taken by W. C. Phalen from one of the piles 
was analyzed in the laboratory of the Geological Survey and found 
to contain 4.22 per cent of potash. A second sample taken from 
a bed where the greensand was 12 to 14 feet thick and the over- 
burden 8 to 10 feet thick contained 4.74 per cent of potash. 


SUMMARY. 


Near Birmingham there are several places in proximity to the rail- 
road where Hornerstown and Navesink marl of suitable quality can 
be obtained in commercial quantities without too much overburden. 
Lime sand is also accessible near the railroad between Birmingham 
and Pemberton. The Manasquan marl near Pemberton is apparently 
18 feet or more thick but so far as examined carries less potash 
than the Hornerstown and Navesink marls. The presence of small 
amounts of lime and phosphoric acid (Р,О,) probably explains its 
former popularity in agricultural use. The overburden is rather 
thick except along stream courses. 

The available data do not warrant the formulation of specific 
tonnage estimates for the potash content of the areas described. 


OTHER AREAS. 


Although no further boring was done than that described, well 
records and fairly recent data bearing on the thickness and con- 
tinuity of the marl are available for several other areas north- 
eastward into Monmouth County. These are given below. 


JOBSTOWN. 


The well of Barclay White at Jobstown, locality not stated, 
shows that the marl continues into that district in probable com- 
mercial quality and thickness. 


Record of well of Barclay White, Jobstown. 


[W. C. Barr, driller.] 


Thick- + } 
ness. | Depth. Formation. 
D 11 ге Feet. 
UE WG Ца ае ааыа cup uus Ee ый» quA usi a cris GEM Eis а 4 14 
Green marl 10 5 FRE шы and Na- 
Black marl and shells. 46 70 esink]. 
Coarse gray or paper-colored sand, a few inches water |_.........].......... [Mount Laurel and 
bearing. Wenonah.] 


WRIGHTSTOWN, 91 


A railroad traverses the marl belt southeast of Jobstown and affords 
suitable transportation facilities. The overburden in the higher 
lands along the railroad is probably excessive, but along the stream 
courses more favorable sites for exploitation may be expected. 
For example, a site near the stream and railroad crossings below 
Juliustown (Ellis station) would probably give a maximum of marl 
with a minimum of overburden. The lime sand occurs at Juliustown 
but is not well exposed. 


SYKESVILLE. 


In the vicinity of Sykesville the Hornerstown and Navesink 
marls become separated by the Redbank sand. А well sunk for 
the Newbold Black estate at locality 104(?), about 1 mile north of 
Sykesville, shows 15 feet of Navesink marl beneath 35 feet of gray 
sand. 

At locality 105, about halfway between Sykesville and Georgetown; 
a well sunk for D. C. Kalback on timber land at an elevation of about 
135 feet penetrated the base of the Navesink marl at a depth of about 
81 feet. No specific record of this well is available, but material 
lying on the dump consisted chiefly of Navesink marl and Redbank 
sand with apparently a very good representation of the Navesink. 


WRIGHTSTOWN. 


At locality 106, about 0.9 mile north of Wrightstown station, a well 
sunk for Ellis (Robert?) Crowshaw furnishes the following record: 


Record of well of Ellis Crowshaw near Wrightstown (locality 106). 


[Elevation, about 160 feet. S.J. Taylor, driller.) 


` Ti: Depth. Formation. 
Feet Feet 
Very hard yellowish clay and ргауе].......................- 15 15 \[Quaternary and Ter- 
Greensand, “something like Englishtown” er 5 20 tiary .]. 
B MCI ed тое ЕЕ e H » [Vincentown?] 
ery dark bluish marl and shells. ................... e y 5 
алей sand, shelly ЧӨ ӨТӨ г... AAACN N Мк 12 40 90 [Horn ard | ownand 
ery dark greenish marl, shells........... مهه 2ے‎ кб л ET 20 110 Я 
ага gray sand, shells, hardpan containing Belemnitella, 20 180 | [Mount Laurel.] 
underlain by dry black micaceous clay; water. 


The overburden here is 80 feet thick, of which the 10 feet of “hard 
concrete” may represent the limestone or lime-sand phase of the 
Vincentown. The marl appears to be 80 feet thick but may include 
beds assignable to the Redbank sand. The sand with Belemnitella 
is undoubtedly Mount Laurel. 

On January 18, 1918, two wells were being drilled at an elevation 
of about 120 feet at locality 107, on the bank of the creek about 
` three-eighths of a mile northwest of the station at Wrightstown. 
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At that date one well was 130 feet deep and the other 320 feet. No 
definite record was kept, but Dr. Kümmel's inquiries elicited the 
following data: 


Records of two wells about 0.38 mile N. 64° W. of Wrightstown station (locality 107). 


Thick- . 
ness. Depth. 


Feet. Feet. 
9 


soe , flood-plain deposits, etc. . 


Shell bed, Exogyra, Belemnitella............... 
Greenish quartz sand with more orless marl. 
Other beds 


Dr. Kümmel notes that the shell bed is undoubtedly the base of 
the Navesink marl. Не thinks that part of what is reported as marl 
is Vincentown sand. The Kirkwood sand appears in the side slopes 
of the valley above the wells. From a contact of Navesink and 
Mount Laurel 3 miles away Dr. Kümmel estimates the dip here at 
38 to 40 feet to the mile. 

JACOBSTOWN. 

At locality 108, along the road about 1.4 miles east of Jacobstown, 
the shell bed at the top of the Hornerstown is exposed in the stream 
bed north of the road. А considerable acreage of comparatively 
even ground with probably moderate overburden and with practically 
the full thickness of the Hornerstown marl is here available. 
Unfortunately the site is about 1j miles from the nearest railroad 
shipping point, New Egypt. 

At locality 109, about 1.1 miles farther northeast, on the road and 
county line, the avai? bed at the top of the Hornerstown is exposed. 
Dr. Kümmel notes that the overlying Vincentown sand is a gray,e 
more or less marly sand, more strongly marly in its lower 10 or 12 feet 
than in higher beds. At a pit nearby he observed the following 
section: 

Section at pit near county line west of Crosswicks Creek, Monmouth County. 


Vincentown sand 

Black greensand 

Greensand with yellowish pebbles 1 inch in diameter, not so much 
clayey as limy in appearance 

Greensand, very black and massive, base not exposed 


NEW EGYPT. 

The following record of a well drilled for the water company at 
New Egypt * shows a probable great thickness of marl but does not 
differentiate the greensand from the Vincentown, in which it begins. 


м New Jersey Geol. Survey Ann. Rept. for 1909, p. 85. 
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Record of well of water company at New Egypt. 


[Elevation, 75 feet; Pfeiffer, driller.] 
e 


ш Depth. Formation. 


Feet. Feet. 
112 


112 | [Vincentown to Nave- 
sink. 
8 120 liri Laurel to Mar- 
98 218 shalltown?] 
20 238 | [Englishtown.] 


The base of the Navesink is probably at the depth of 112 feet. Its 
thickness combined with that of the Hornerstown doubtless exceeds 50 
feet. 

About 1 mile south of New Egypt the Manasquan marl forms an 
irregular area in which a number of old marl pits are located. These 
are mostly inactive and overgrown, but at some of them marl has 
been dug as late as 1915. In October, 1913, Dr. Twitchell * ob- 
served the following section at the Huggins pit: 


Section at Huggins marl pit, about 14 miles south of New Egypt. 


Feet. 
Soil, gray sandy, with a few pebbles................. clesie 2 
Marl, olive green, apparently reworked, yellow spots and streaks... 4 
Marl, dark olive green to greenish black, pale-yellow specks and 
COME OnE k RAOUL. HORII. ROR OA cca ЛО 9 4 
10 


Sorae marl was dug here in 1912-13. The surface where dug looks 
like fine light-gray ashes. 


HORNERSTOWNX. 


At locality 111, about 0.75 mile southwest of Hornerstown, there 
is a large marl pit, formerly worked on an extensive scale and con- 
nected with the railroad by a spur track. This pit was visited in 
1917 by Dr. Kümmel, from whose field notes the following observa- 
tions are taken: 

The old marl pit is now grown up with sizeable trees. The old switch is now torn 
up, but the graded cut is still available. The marl is fairly well shown on the sides. 
On the south side it lies within 1 or 2 feet of the surface and is covered with sand, 
with a line of pebbles at the base. If the marl extends to the bottom of the pit its 
thickness must be in excess of 20 feet. The excavation can be extended southward 
for several rods and northward an equal distance without increase of thickness of 
cover. East of the railroad is a broad field of 20 to 40 acres, or perhaps more, in which 
the marl probably Нез very near the surface. This is one of the best pits. Itisnow 
owned by the Richard Miers estate. Some marl has been dug at Hornerstown within 
recent years, but none has been sold. 


Along Crosswicks Creek and in some of its branches the marl is 
exposed here and there within 1 or 2 miles of Hornerstown. At 


35 Data on file at New Jersey Geological Survey. 
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locality 112, in a tributary opposite Lahaway Creek, the basal bed 
of the Navesink is exposed on both sides of the creek east of the 
road, and characteristic fossils, including Belemnitella, may be 
found in it. 

A well sunk for Charles Higgins near and southwest of the mill 
pond at Hornerstown furnishes the following record, which is given 
both as reported and as here interpreted. 


Record of well of Charles Higgins, southwest of mill pond at Hornerstown (locality 113). 
[Elevation, 20 feet (above pond?); Е. R. Hope, driller.] 


As interpreted. 
As reported. uu 
ick- T 
Жов Depth. Formation. 
Feet. Жз Feet, a 2) 
{ 2 2 | Quaternary(?). 
RGU COHN TIO dU ADO ЕТ o Smp н Вар 12 22 ЕС SE 
ИӨК TIE AC И Ч ЕАР АЕ Сана ас еа AS. 34 
Second stratum of iron ог something tough to pene- 15 49 | Redbank(?). 
СОАО За БАЕВА Са Са уа er ese cree 42 
АУЛИЕ BIO а аа sse а оаа E E дд 49 24 73 | Navesink(?). 
Coarse sand dite а-а qus dete. alae EE. fads 73 2 75 | Mount Laurel(?). 


As above interpreted the well shows 22 feet of Hornerstown marl 
beneath 12 feet of overburden. The base of the Navesink is probably 
at a depth of 73 feet. The zone between the Hornerstown and 
Navesink, as exposed in the ravine at locality 114, is black, glau- 
conitic, and micaceous and might be called a black marl. 


CREAM RIDGE AND DAVIS. 


A railroad traverses the Navesink marl between Cream Ridge and 
Davis and could supply transportation for marl or marl products, in 
case of any commercial development. A pit at locality 115, about 
0.45 mile east of Davis, shows the following section: 


Section at marl pit 0.45 mile east of Davis (locality 115). 


Feet. 

Pine reddish and yellowish вава ТЛЕ 6 
Black micaceous sand with some clay pellets and greensand; scat- 

Gaevtaa laoret Ce UL (GF PNAC) а са eee ttc eer 10—11 

їй 


There is a distinct iron-bearing zone between the two beds of sand, 
forming a dark line on the weathered face of the pit. This is proba- 
bly the contact between the Redbank sand and the underlying Nave- 
sink marl, the base of which is not exposed. 

MARLBORO. 

The Navesink marl was dug in large quantities many years ago at 
Marlboro and Holmdel and along branches of Hop Brook east of 
Marlboro. There are some very large pits in this vicinity, but most 


Эл... 
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of them are now inactive and more or less overgrown. From time to 
time small amounts of marl are dug for local use. 

The United States Department of Agriculture has recently arranged 
for a shipment of three carloads of greensand marl from Marlboro to 
Florence, S. C., for experimental use on lands deficient in potash. 
(See pp. 113-115.) 

The following rather recent analyses of Navesink marl from the 
vicinity of Marlboro give a good idea of the phosphoric acid and 
potash content of what may perhaps be called random or run of mine 
samples: 

Analyses of samples of Navesink marl from Marlboro and vicinity.a 


[Collected by C. C. Engle, representing the New Jersey Geological Survey.] 


No. Location. P205 KO 
Per cent. | Per cent. 
Pit of Mr. Stryker, Marlboro. H 0.82 Bs 
1 1.20 5.44 
1.05 5. 70 
1.10 6.50 
94 6.28 
73 6.05 
1.21 4.24 
64 5.05 
99 4.64 
39 6. 16 
. 907 5.512 
1 


а Blair, A, W., The agricultural value of greensand marl: New Jersey Agr. Exper. Sta. Circ. 61, p. 12, 1916. 


At the John Van Kirk place, at Marlboro, where 10 feet of green- 
sand containing shells is overlain by 3 to 5 feet of gravel, W. C. Phalen 
collected a sample which was analyzed at the laboratory of the 
United States Geological Survey and found to contain 4.45 per cent 
of potash.** 

The average potash content of the Navesink marl dug near Marl- 
boro, if judged by the analyses in the above table, is 1.09 per cent 
lower than the average obtained from the borings at holes 1 to 16, as 
described above. (See also p. 104.) The phosphoric acid content of 
nearly 1 per cent would give the marl additional agricultural value. 

Marlboro and Bradevelt are on the railroad, and the country in 
their vicinity 18 sufficiently level to permit exploitation of considerable 
areas. The Marlboro district is thus the most favorably situated of 
the Navesink localities for commercial development. 


FREEHOLD. 
The Hornerstown marl comes to the surface over extensive areas 
in the vicinity of Freehold. Marl was formerly dug here but on a 


less extensive scale than at Marlboro, and there has been little recent 
digging. Recent analyses, showing the phosphoric acid and potash 


36 Ау, Gî" H., Notes on thé greensand deposits of the United States: U. S. Geol. Survey Bull. 660, 
pp. 39, 47. 
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content of random or run of mine samples from Freehold, are given 
in the following table: 


Analyses of samples of Hornerstown marl from pit of J. W. Dobbins, Frechold.a 
[Collected by C. C. Engle, representing the New Jersey Geological Survey.] 


No. P305. K30. 


2 Blair, A. W., op. cit. 

The average phosphoric acid content of the three samples from 
Freehold is slightly higher than that of the ten samples from Marl- 
boro, but the potash content is a little lower. These differences 
might disappear if a larger number of analyses were available. 

Freehold, because of its railroad facilities, is one of the most favor- 
able localities in Monmouth County for the commercial development 
of the Hornerstown marl. 

EATONTOWN. 

At Eatontown and about 3 miles to the east, at Branchport, the 
Hornerstown marl is crossed by railroads, and at Branchport it is on 
tidewater at Pleasure Bay, which cuts diagonally across the marl bed. 
Parker Creek, а branch of Shrewsbury River, also tidewater, lies 
along the northwest border of the Hornerstown bed. 

At locality 116, about 0.3 mile north of Eatontown, according to 
field notes of Dr. Kümmel, the Hornerstown marl beneath a thin cap 
of gravel reaches an elevation of 25 to 28 feet in the road cut at the 
top of the hill and extends down 10 feet, to the level of the flood plain 
of the creek to the north, or even lower. Thus the maximum thick- 
ness of the marl near Eatontown is probably as much as 20 feet and 
may be more. 

At locality 117, half а mile south of Shrewsbury, the road cut, 
according to Dr. Kümmel's notes, shows 6 to 7 feet of marl from 25 
to 32 feet above sea level. The marl passes downward into a more or 
less indurated marly sand (Tinton) revealed only by boring. "Thus 
the marl outcrop should be extended somewhat farther north than 
is shown on the map. The slope of the surface southward to the 
creek corresponds very closely with the dip of the marl bed. 

The Eastern Potash Corporation has acquired of Charles McCue 
the Crystal Brook farm, about 75 acres, including land between the 
road and the railroad and on both sides of the brook half a mile north 
of Eatontown. It also has provisional options on land farther east. 
The following analyses of samples collected from these properties 
have been kindly supplied by Mr. T. C. Meadows, manager of the 
corporation: | 
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Analyses of samples of greensand from vicinity of Eatontown. 


[Analysts, Stilwell & Gladding, New York.] 


Total 
No. potash 
(K20). 


217490 | Sample from military pig pen from Monmouth Park, received from the American Pot- | Per cent. 


EARED ОКАН og 01190, T9184 31... Eo ok ОНИЕ Шз. ers 8.75 
217489 | Greensand ‘from top of knoll beside nursery,” received from the American Potash Cor- 

PAPON aU 50 NOLS ОЛ К Е se dee ANS 494 Л ВОНР S 8. 68 
218045 | Greensand marked “No. 7—63 overburden, 14 feet blue and green marl,” received from 

the American Potash Corporation, Aug. 15, 1918. On sample dried at 212° F....... 8.19 


„а The Eastern Potash Corporation has taken over the rights and patents of the American Potash Corpora- 
tion, in so far as they relate to potash extraction from greensand. 


In view of the results obtained from samples already cited in other 
parts of the marl belt these results seem high. 

A sample of fresh marl, collected at a depth of 1 foot at locality 118, 
on the property of the Eastern Potash Corporation, was analyzed at 
the laboratory of the United States Geological Survey. It contained 
7.09 per cent of potash (total K,O), including a trace of soluble pot- 
ash. This analysis, which may serve as a check upon the others, 
shows that the Hornerstown marl at Eatontown compares favorably 
with the better-grade marls elsewhere in the marl belt, but it shows 
also that the Eatontown material is perhaps not so conspicuously 
high in total potash as the analyses in the table would indicate. 

According to field notes of Dr. Kümmel, the thickness of the 
Hornerstown marl at Crawford Hill (locality 119), about 84 miles 
northwest of Eatontown is about 25 feet. 


FARMINGDALE, 


The Manasquan marl was formerly dug in considerable quantity in 
the vicinity of Farmingdale, in Monmouth County, and enjoyed a 
high reputation as an agricultural marl. The pit nearly half a mile 
northeast of the town (locality 120), now owned by D. Mahoney, is 
doubtless the largest. It has long been inactive and largely filled 
with water. (See Pl. IX, C.) The following section was measured by 
Dr. Kümmel * at the north end of the pit: 


Section at D. Mahoney’s marl pit, Farmingdale. 


Тетово рахе eeu spare алараа a, Pe ee ьа 6 
Laminated clay with very thin seams of sand, the laminae of sand 


more numerous and thicker in upper portion; the upper part of 

the exposure weathered to a yellow color; the lower 8 feet nearly 

black or very dark chocolate-colored; no glauconite. Kirkwood 

Vicon) eue de tise ы кече ч... ee OTe ee Паго 12 
Greensand marl composed of glauconite and very fine quartz sand; 

when wet material is plastic and coherent; only upper portion 
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| : Chocolate-colored clay, 


following section: * 


Section at marl pits of J. H. Johnson, near Farmingdale. 


Britton’s section at Johnson marl pits in 1884. 
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| (адаш О ВО ы ы ыла We a tie = oo eon oe 
Meloy San uis. 2 T „топ. имти ал IUE ХЕ 
Yellow sand and abundant gravel 4 HEE OSA LG ELEA 
зш ser Moaq wor MENS 
| Light bluish green to olive-green marl 


The overburden at the north side of the pit is now 18 feet or more. 
It probably increases in that direction, but toward the northwest, 
southwest, and south probably considerable extensions of the pit could 
| be made without finding much increase of overburden. 

The Squankum pits, about 3 miles south of Farmingdale, which 
| formerly produced much marl, are now flooded. 
| At the pits of James Н. Johnson, about three-quarters of a mile 
| southwest of Farmingdale (locality 121), Dr. Twitchell * in 1912 ob- 
| served the following section: 
| 


- 


The marl is light greenish gray when dry, piles of it resembling 
| piles of ashes. In 1884 N. L. Britton visited these pits and noted the 


The excavations are in the ash and blue marl layers of the upper 


| marl bed. 


| Small thicknesses*of marl are exposed along the water’s edge at 

| several places along the river in the vicinity of the Johnson pits. 

| Several relatively recent analyses of marl samples from Farmingdale 
show something of the phosphoric acid and potash content of the 


| Manasquan marl in that 


vicinity. 


| Analyses of samples of marl from Farmingdale.“ 


| [Collected by С. C. Engle, representing the New Jersey Geological Survey.] 


| Мо. Locality. P205 K30 
Per cent. | Per cent. 
11 | Pit of P. S. Perry, Farmingdale.............--- ur e ele enuen = tener nes 1.12 
| 12 | Pit of J. H. Johnson, Farmingdale. 4 и а 
13 7 
14 1,81 
15 col 
16 „68 
1 17 2.31 
1.16 


12, 1916. 


a Blair, A. W., The agricultural value of greensand marl; New Jersey Agr. Exper. Sta, Cire. 61, p. 


38 Twitchell, M. W., field notes on file at New Jersey Department of Conservation and Development. 


89 Twitchell, M. W., idem. 
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A sample collected by W. C. Phalen from Daniel Mahoney's prop- 
erty was analyzed in the laboratory of the United States Geological 
Survey and found to contain 3.54 per cent of potash.” 

The thicknesses represented by these samples are unknown, but in 
so far as the samples are representative of the Manasquan marl they 
show a lower potash content than that of either the Navesink or the 
Hornerstown and thus confirm the similar findings at holes 17 to 19, 
localities 96, 97, and 100, near Pemberton. The phosphoric acid con- 
tent of the Manasquan marl, as judged by these samples, is noteworthy 
and is probably a considerable factor in its former agricultural 
popularity. 

The Shark River marl (Eocene) is also exposed near Farmingdale 
at locality 122, along Manasquan River about 1 mile below the 
Johnson pits, above described. In 1912 Dr. Twitchell“ measured 
the following section at this place: 


Geologic section on Manasquan River about 1 mile south of station at Farmingdale. 


Feet. 
ELEV Е ШЕ НИ igi aia | SI rco eT Tos 4—6 
Chocolate-colored clay, more or less. weathered, with some thin 
RISB AL DASE er t rc" КИЯ 3-4 
атое amdandurated. аа ааа ПЕЕ 
Marl, mottled bluish green, with considerable glauconite and drab 
Clady specks and istreaksts 2.2798 $1... Oe ӘЗ UT om 6 
Water’s edge. 
iy 


The marl is fossiliferous close to and in the indurated portion. 
A similar exposure with less marl occurs at locality 123, about 0.1 
mile farther up the river. 


POPLAR AND ELBERON. 


Along the creek about 0.75 mile south of Poplar, in Monmouth 
County, the old marl pits at locality 124 and vicinity are much 
overgrown, but on the north side of the creek the upper part of the 
Manasquan marl is exposed with the base of the Kirkwood. Dr. 
Kümmel visited this locality in 1917 but found no fresh openings. 

At locality 125, about 0.8 mile southwest of the station at Elberon, 
in Monmouth County, Dr. Twitchell found, in 1912, an exposure of 
Shark River marl in a gully near the barn of the Deal Golf and 
Country Club. Beneath 4 feet of yellow sand and gravel he found 
8 feet of fairly uniform mottled grayish-green marl with clay specks. 
There were old marl pits in the vicinity. 

The main body of Shark River marl lies about 0.6 mile south of 
Elberon and occupies an area about 14 miles long at the coast and 


40 Ashley, G. H., op. ext., pp. 39, 47. 
4. Twitchell, M. W., field notes on file at New Jersey Department of Conservation and Development. 
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stretches back 1 to 2 miles from the shore. This area is now largely 
a residential district with pleasure grounds. 

Two wells drilled at South Elberon near the railroad and about 
half a mile north of the Deal Beach station furnish the following com- 
bined record, which is slightly modified from Kiimmel’s account.” 


Combined record of two wells at South Elberon (locality 126). 


Thick- Е 
езг! Depth. Formation. 
Feet. Feet. 
Sand and gravel... ea a анан nS 12 12 j Cape May (Pleisto- 
cene). 
(Chiste ta AAL E Me Е КЕН CUM Ee o Rte oP 78 90 | Manasquan. 
Quartzsand with some marl grainS........----.---+-+-++-- 40 130 | Vincentown. 
Quartz and lime sand with some limerock and numerous 
STL OILS tein aa enr 70 200 Do. 
Greensand marl. 100 300 | (Hornerstown?) 
Red sand, becom: 59 359 | Redbank (?). 
19 378 | Navesink (?). 
31 409 | Wenonah (?). 
85 444 | Marshalltown (?). 
21 465 | (Englishtown?) 
Mica ARMES i | T 472 Do. 
ср Ке. ae | 33 505 Do. 


The Manasquan marl is unusually thick (78 feet) and has an 
overburden of 12 feet. The lime sand also is well developed but 
deeply buried. The top of the Hornerstown lies at a depth of 200 
feet and is 100 feet thick. There is some uncertainty about the 
correlation of the beds in the lower part of the section. 

ASBURY PARK, 


The records of several wells at Asbury Park have been studied 
by Woolman “ and compiled into a single record, which, in simpler 
form, is presented below: 


Record of well at Asbury Park. 
[Elevation, 10 feet. Uriah White, driller.] 


Thick- 


TN Depth. Formation. 
Feet. Feet. 
Surface Soll. aa. онен еее E 16 16 | Recent. 
Brownish clay, called rotten stone. ............ 64 80 | [Kirkwood?] 
Light-colored clay; resembles “ash marl” below. 13 93 shark Rive 4j 
Greensand; “blue marl” of Prof. Cook........ 7 100 |slShark River: 
Whitish clay with DUE Sa hes í er p $ 40 140 
baini siderable greensand............ 2 1 
TG Dn | 201 masan 
Clay with considerable greensand : 20 200 
Whitish clay with thin layer of bryozoan lime sand. .. 40 240 | [Vineentown.] 
Greensand with Terebratula and Gryphaca 40 280 | [Hornerstown.] 


Black sand with a little water that overflows. . .-.......-..-- 7 287 | Redbank. 
* Greensand with some clay on top and Gryphaea, Exogyra, 
and Belemnitella at the bottom 93 380 | [Navesink.] d 
Gray sand with water. 50 430 | [Mount Laurel а 
Wenonah.] 


Other strata including a water-bearing stratum at 1,083 feet, 
which is the one иїїїле@й.......-.--------.-............--- 891 1,321 


4 Kümmel, Н. B., New Jersey Geol. Survey Ann. Rept. for 1904, p. 269, 1905. 
4з Woolman, Lewis, New Jersey Geol. Survey Ann. Rept. for 1895, pp. 72-73, 1896 
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Here the Hornerstown marl is 40 feet thick and lies 240 feet below 
the surface. The Navesink marl is reported as 93 feet thick. The 
Vincentown contains only a thin layer of lime sand. The greensand 
member of the Manasquan is 20 feet thick, though the formation as & 


whole is 100 feet thick. 
OCEAN GROVE. 


A well at Ocean Grove shows the marl beds at somewhat greater 
depths and with more variations in thickness. The following record 
is simplified from that of Woolman.* 

Record of well at Ocean Grove. 


[Elevation, 20 feet. Uriah White, driller.] 


Thick- j 
meses Depth. Formation. 
Feet. Feet. 

КҮЙ т "те T A RT T 20 20 | Recent. 
AU шура теп а ston ; гени do * 75 | [Kirkwood?] 
Light-colored clay, resembling “ash marl” below... AE 105 LOS 
Pte greensand Er 8 113 [Shark River?] 
Whitish clay with coccoliths and Foraminifera, the “ash 47 160 

marl” of Prof. Cook. 
Darker clay, much mixed with greensand; greensand layer 48 208 |}[Manasquan.] 

at 17260193 feet. 
Hard clay with greensand grains through it................- 19 227 
Clay with much greensand, Bryozoa, echinoid spines, For- 37 264 | [Vincentown.] 

aminifera at 261 to 264 feet. 
Grayish greensand, with Foraminifera.....................- 20 284 | [Hornerstown.] 
Greensand with comminuted shell at bottom .... 52 16 300 | Redbank. 
Greensand} shell at 362 feet... ................-.-- 81 381 | [Navesink.] 
Gray sand; comminuted shell.................. Fe 76 457 о Laurel апа 
Other strata; water from layer at bottom.................. 677 1,134 Wenonah.] 

Here the top of the Hornerstown is at a depth of 264 feet. The 


Hornerstown and Navesink together represent a thickness of 101 
feet but are separated by a greensand layer, presumably less glauco- 
nitic, 16 feet thick. 


SEA GIRT. 


The New Jersey coast cuts obliquely across the strike of the Coastal 
Plain strata in this part of the State, so that a well at Sea Girt, which 
is 6 or 7 miles nearly south of Asbury Park, strikes the marl beds 
farther down their dip than wells at either Asbury Park or Ocean 
Grove. A well at the Beach House furnishes the following record, 
which is simplified from* Woolman's account.*? 


4 Woolman, Lewis, op. cit., p. 74. 
4» Idem, p. 76. 
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Record of well at Beach House, Sea Girt. 
[Elevation, 11 feet. Uriah White, driller.] 


Thick- 


ness. Depth. Formation. 


Beach or dune sand 


10 اه ا اه داه ا کا م ک2 ews Rinne cen ОЕР‏ 

Yellowish clay....... 2 12 зеен, 

Yellow sand and gravel 13 25 | 

ООРОО vare fares o MM DM 25 50 

Solid blue clay, with streaks of sand and wood... 10 60 

BITS Се аа ss А Жылы ЛОЛА 6 66 |\Post-Pliocene or Plio- 
Hard rock..... 4 70 cene. 

Sand and shell. 9 19 

VW Grot ha EHE 5 T ы КЫНЫ E ЗЕБ ERES, 47 126 

Brownish clay, with streaks of sand; lignite at 126 to 146 feet . . 109 235 | [Kirkwood.] 
Light-colored greenish clay much like ash marl below . . ...... 25 260 Vránark River? 

Black sand marl, glauconitic; blue marl of Cook............. 15 275 ИШЕ тази 
Light-green marl, contains Foraminifera at 285 to 306 feet; 70 845 

hard blue stones; ash mar] of Cook. Me 

Black sand marl, glauconitic; green marl of Cook............ 15 SOUS E 1 

Light greenish-gray elays............-- ese eee -..- 40 400 

Gray marl; equivalent to lime sand......................... 50 450 | [Vincentown?] 

Black marl; equivalent to middle marl bed and red sand...... 39 489 E eue and Red 

ank? 

Sandy marl...... ro eere eee er eee 81 570 | [Navesink.] 
RAC VADER BEARS E La e ааа ае m 50 620 Mount ‘Laur ӨГ ТАЙТ. 
Озе Уи неч E РИИ ВЕСИ БЕМА CER EDE 135 755 Wenonah.] 


Here the top of the Hornerstown is apparently 450 feet below the 
surface. 
LAKEWOOD. 


From specimens and information regarding two wells at Lakewood 
Woolman “ compiled a record which is presented below in simpler 
form. 

Record of two wells at Lakewood. 


[Elevation, 50 foet; depths, 475 and 612 feet. Uriah White, driller.) 


кш Formation. 


RCM OWISHISAI Gye canal wine LEMEE Le tama sees ул: 3 | Beacon Hill (?). 
Brownish sandy clay Ў 

Brownish sandy clay. 
Brownish sand, medium coa; 
Brownish coarsesandy clay --.....-..........- udo 
Sand; considerable [number of] greensand grain 
Light-colored elay 
Light-colored clay.. 


[Kirkwood.] 


[Shark River?] 


Light-colored sandstone, some greensand, slightly 240 J . 
Galearcous, . ‘ash marl. [Manasquan.] 
Light-colored clay, with some sand................... | 245 
Randy Clay АКР EE ms > | *270 
(Бун роко ена сс TU e tdt P rS KL E C МАНН p Cru 280 
аваа ERES ES. > p 
ay, dar. 55 T 
Greensand. . 360 JrVincentown?] 
сопа, Мис RE ee SE 800 ||{Homerstown and Navesink.] 
Yellowish-gray sand 450 |[Mount Laurel and Weno- 
Yellowish-gray sand 460 f nah.] 
Other Strata not represented by samples 460-612 


| In view of the great thickness of the Vincentown reported in the 
| log of the well at Atlantic City, it seems probable that some of the 


46 Woolman, Lewis, New Jersey Geol. Survey Ann. Rept. for 1896, p. 148, 1897. 
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ereensand referred above to the Manasquan, which here seems unduly 
thick, should be ascribed to the Vincentown. The top of the Horners- 
town is here at a depth of 370 feet. 


ATLANTIC CITY. 


A deep well at Atlantic City shows the depth of the marl beds at 
the easternmost limit of the Coastal Plain, at a point about 45 miles 
from the outcrop in the direction of the dip. The well was drilled 
about 1,000 feet out on Young’s ocean pier at the foot of Tennessee 
Avenue. The record as compiled by Woolman “ is presented below 
in simpler form. 


Record of well at Young’s Pier, Atlantic City. 


[Elevation of pier, 20 feet. Uriah White, driller.] 


aed Depth. Age or formation. 
Feet. Feet. 
ООРГО piertoinonntdelevel.5.... minuere rrr rre 20 | 20 
(Mean tide level to bottom of water)........-...------++--+- | (15) 35 
пако, ЕДЕ Gp CREE А ан Sete Bevan ла рде n 237 272 | Post-Miocene. 
Sands, clays, diatom beds, gravel, greensgnd, etc., including 943+ 1,215 | Tentatively Miocene. 
at 780-860 feet the Atlantic City 800-foot water horizon. 
Greensand тпат1....................-.-.--------.-----+----- 25 1,240 [Shark River?] 
Very hard, tough light and dark slate or ash-colored clays 200 1,440 | [Probably Manas- 
with coccoliths and Foraminifera. quan. ] 
Yellowish calcareous rock, soft or hard; two-thirds consists 460 1,900 | [Probably Vincen- 
of nearly equa] mixture of greensand and quartz; the town.] 
other third is carbonate of lime, the cementing material; 
contains Foraminifera. 
Glauconitie greensand marl........... 40 1,940 
Clay mixed with a little greensand. . . 70 2,010 |\[ Probably Horners- 
Indurated ash-colored clay, “hard almost asrock”.......... 60 2,070 town and Navesink.] 
Glauconitic greensand marl similar to that at 1,900 to 1,940 80 2,150 
feet. 
Black or dark mieaceous sandy сЇауз............--...------ 150 | 2,306 | [Mount Laurel and 
Wenonah?] 


The top of the Hornerstown marl is here apparently at a depth of 
1,900 feet. Two beds of greensand, 40 and 80 feet thick, are sepa- 
rated by 130 feet of clay. The thickness of the overlying Vincentown 
sand, 460 feet, is the maximum recorded thickness for that formation, 
which is not, however, so caleareous here as in Salem and Burling- 


ton counties. 


SUMMARY OF FIELD DATA AND ESTIMATES. 


At Sewell three greensand beds of commercial quality and thick- 
ness have been recognized, which with some variations are generally 
distinguishable throughout the region where borings were made. 
These are gray or bank marl, green marl, and chocolate marl. The 
following table gives the range in thickness and quality of these 
three beds at the five localities explored. 


47 Woolman, Lewis, New Jersey Geol. Survey Ann. Rept. for 1901, pp. 110-114, 1902. 
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Thickness and potash content of commercial beds of greensand at five localities in Salem, 
Gloucester, Camden, and Burlington counties. 


Gray marl. Green marl. Chocolate marl. 
Locality . m 
hick- = Thick- = Thick- = 
ness. 150: ness. 10. ness. 10. 
Ft. in. | Percent. | Ft. іт. | Per cent. | Ft. in. | Per cent. 
SG Se ЫЕ M 12 4 6.19 9 7.19 a2 а 7.26 
Woodstown 6. 12 MERT 7.58 8 9 6.69 
Sewell 6.09 10 10 7.52 15.5 5. 99 
ВОЕНА T. 5513. LOO. ап ох Тео ПЕОМ 9.45 7.95 18 6.32 
Elmwood Road 6.01 121] 7.26 28 2 6.32 
d ати 10 8| 57.89 14 6 b 6.29 
2 Not characteristie chocolate marl; may belong with overlying bed. 
b Average weighted according to the thicknesses of the beds at their respective localities. 


The middle bed or green marl is distinctly richer in potash than 
the other beds, but probably all contain sufficient potash to be 
considered workable by any process that could utilize the richest bed. 

The following table gives a summary for the five districts enumer- 
ated of the data regarding the thickness of the marl as a whole and 
of the amount and value of the contained potash: 


Summary of thickness of the Hornerstown and Navesink maris and of estimates of amount 
and value of the contained potash for five districts ranging northeastward from Salem 
County, into Burlington County. 


1 2 3 4 5 6 л | 8 
Esti- | Valueofpotash | Value of potash 
Num- | Aver- en per ton of per aere of 
her of ver: mate 5 : 
District. holes | Aver- | Num- " sp Aver- соо greensand.a ground.a 
m age ber of ick- age | of pot- 
ae thick- | Survey} ness at content| ash per t 
wells | 285: borings.) Survey | of K3O.| acre in |At $2.50|At $1.50) At $2.50 | At $1.50 
cited) borings. 2.5-acre| рег per per per 
tract. | unit. | unit. unit. unit. 
Per 
Feet Feet. cent Tons. 
Salone cae 30 2 20 6.62 | 3,800 | $13. 24 | $7.94 | $760,000 | $456, 000 
Woodstown. 12 37 3 32 6.80 | 6,300 | 13.60 8.16 | 1, 260, 000 | 756, 000 
Sewell.... 44 38 3 34 6.50 | 6,400 | 13.00 7.80 | 1,280,000 | 768,000 
Somerdale. к 11 41 3 26 6.66 | 5, 200 13.32 1.99 | 1,040,000 | 624,000 
Marlton. ...-.... 20 49 2 50 6.50 | 9,400 | 13.00 7.80 | 1, 880, 000 |1, 128, 000 
Total ог 
average. 96 40 13 32 6.60 | 6,790 | 13.23 7.94 | 1,353,600 | 812, 100 


а The values given in columns 7 and 8 have no relation to the prefent value of the land, for they are de- 
endent upon the successful extraction of the potash by processes of which the success and the cost of 
installation and operation have not yet been commercially demonstrated. 

In column 1 of the above table are included all wells and borings 
from which measurements were obtained in these five districts. 
Of the 44 listed under Sewell, 25, made by the West Jersey Marl 
& Transportation Co. (see p. 51) stopped at the chocolate marl. 
The record of these holes was supplemented by adding to the average 
thiekness of the bank and green marls the average thickness of the 
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chocolate marl as determined at holes 8 to 10. The resulting average 
compares very well with the averages for the adjacent districts. 

In column 2 the final average is weighted according to the number 
of holes and the average thickness at the respective localities. 

In column 3 only Survey borings which entered ШР Hornerstown 
and Navesink marls are included. 

In column 4 the final average is weighted according to the number 
of holes and the average thickness at the respective localities. 

In columns 5 and 6 the final averages are weighted according to 
the average thickness and potash content of the marl at the respec- 
tive localities. 

In column 7 the final averages are not weighted. 

In column 8 the final averages are weighted according to the esti- 
mated tonnage per acre at the respective localities. 

In the region from Medford to Birmingham and Pemberton seven 
wells, which show an average thickness of about 45 feet for the com- 
bined Hornerstown and Navesink marls, indicate the northeastward 
continuation of the marl in commercial thickness beyond the region 
explored by Survey borings. 

At Jobstown 56 feet of marl probably referable to the Hornerstown 
and Navesink is reported. The records of three wells at Wrights- 
town and New Egypt show great thicknesses of marl, parts of which 
are probably referable to the Manasquan or Vincentown. They 
suggest, however, the northeastward continuation of a great body 
of the Navesink and Hornerstown marls. 

Northeast of Sykesville the two beds are separated by the Redbank 
sand. At Hornerstown a well penetrated 22 feet of green marl and 
24 feet of gray marl, probably assignable respectively to the Horners- 
town and Navesink. Between these beds lies 15 feet of more or 
less marly material thought to represent the Redbank. Near 
Eatontown and at Crawford Hill (locality 119) measurements by 
Dr. Kümmel indicate a thickness of 20 to 25 feet of Hornerstown 
marl. Thus it appears that in the region where the Hornerstown 
and Navesink marls are distinct they tend to maintain thicknesses 
which if combined would equal or exceed their combined thickness 
southwest of Sykesville. Each of these beds is present in commercial 
thickness in Monmouth County. 

In Monmouth County the Cream Ridge and Marlboro districts 
probably afford the most favorable conditions for commercial develop- 
ment of the Navesink marl, and the Hornerstown, Freehold, and 
Eatontown districts are probably best for the exploitation of the 
Hornerstown marl. 

Comparatively few analyses and no complete measurements of 
thickness of the Manasquan marl are available, but the data at 
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hand for localities where it is accessible suggest that the more glau- 
conitic portions of the marl are thinner and contain from 2 to 4 per 
cent less potash than the averages for the combined Navesink and 
Hornerstown given in the above table. It is thus probably unsuited 
for the commercial extraction of potash, but there is no apparent 
reason why it might not again find favor for direct application as a 
fertilizer to soils deficient in potash or phosphoric acid. 


GENERAL ESTIMATES FOR ENTIRE MARL BELT. 


Washington ® estimates that the greensand beds in New Jersey 
contain 2,034,000,000 metric tons, equivalent to about 2,243,114,000 
short tons of potash. This estimate is based on the assumption of a 
bed of greensand 6 meters (about 20 feet) thick, containing 6 per 
cent of potash (K,O), and occupying a belt 160 kilometers (99.4 
miles) long and 16 kilometers (9.9 miles) wide. These assumptions 
appear to be fully justified, except, perhaps, that for the width of the 
belt. The marl doubtless underlies all that portion of the State 
southeast of the line of its outcrop and contains potash throughout 
its breadth, a much wider area than the 16-kilometer strip. Most 
of the deposit, however, is inaccessible because of the overburden, 
which, on account of the geologic structure, increases toward the 
southeast. In Monmouth County, as previously shown, the part of 
the marl accessible by open-pit mining occupies an area 10 miles or 
more wide, though much of this area is also underlain by the Redbank 
sand. Farther southwest the similarly accessible portion of the belt 
is much narrower. 

In Monmouth County the Navesink and Hornerstown marls are 
distinct, but for purposes of computation they may be considered 
together as if occupying a single belt, as they do farther southwest. 

The average of 25 measurements, at intervals of 4 miles, across 
the marl belt as mapped is 2.1 miles. From the table on page 104, 
an average thickness of 40 feet may be assumed for the combined beds 
and a potash content of 6.6 per cent. The accessible portion of 
the greensand mass may thus be considered as a triangular prism 
100 miles long, 2.1 miles wide, and 40 feet thick along its southeast 
border but wedging out along its northwest border. The total potash 
content of such a prism would be approximately 513,905,000 short 
tons. Of this quantity part has been removed by stream erosion 
and part is doubtless so deeply covered by Quaternary deposits that 
it may not be considered accessible. Thus if one-half is deducted, 
there remains about 256,953,000 short tons of potash that could be 
mined by open pits. This figure is probably conservative. 


48 Washington, Н. S., Italian leucite lavas as a source of potash: Met. and Chem. Eng., vol. 18, p. 71, 1918. 
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The average annual importation of potash (К,О) for the five years 
immediately preceding the war, including 1914, was 257,148 short 
tons. At this rate the New Jersey greensand deposit would furnish | 
enough potash to supply the needs of the United States for nearly | 
1,000 years, if only the material obtainable by open-pit methods 
were used. 

Should it ever become practicable to use underground methods 
of mining the available quantity of potash would be enormously 
increased. Wells southeast of the marl belt and along the shore 
indieate a thickening of the greensand belts in the direction of the | 
dip. There are, however, no data about the maintenance or change 
of quality in that direction. The maximum recorded depth of the 
top of the Hornerstown appears to be 1,900 feet in the well at | 
Atlantie City. | 

SUMMARY FOR LIME SAND. 


The lime sand in probable commercial thickness is exposed or has 
been recognized in wells as far north as Wrightstown. Northeast- 
ward from this place the Vincentown sand becomes predominantly 
quartzose. The lime sand is reported as 25 feet thick in Salem 
County, but at the well of the Salem Water Co., at Quinton, it is 108 
feet thick, and at Atlantic City 460 feet thick. In the well of William 
J. Irick, near Vincentown, it is 31 feet thick, and at Woodstown it is 
10 feet or more thick. The maximum reported content of carbonate 
of lime is 84.7 per cent in a sample from Mannington Township, 
Salem County, but the average of three samples from that township 
gave only 66 per cent; 80 per cent material is reported from locality 61, 
west of Clementon, Camden County. No systematic measurements 
or samples of the lime sand are available. Ordinarily it has con- 
siderable overburden and lies .a mile or more from available sites 
for greensand exploitation. 


COMMERCIAL DEVELOPMENT. 


Although small amounts of potash have been manufactured from 
New Jersey greensand and marketed, there has been as yet no 
large-scale commercial operation or production. In 1916 the 
Waverly Chemical Co., of Camden, N. J., under the direction. of 
Samuel Peacock, was regularly producing from greensand dug near 
Sewell a small output of hydrated carbonate of potash for the cut- 
glass industry.” No further production by this company has been 
reported to the Geological Survey. 

In the same year ° the Kaolin Products Corporation was operating 
a plant at Jones Point, N. Y., on Hudson River about 40 miles 


49 Gale, Н. S., Potash in 1916: U. 8. Geol. Survey Mineral Resources, 1916, pt. 2, p. 130, 1917. 
50 Gale, Н. S., op. cit. 
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above New York City. 'The plant was designed to produce 1 ton 
of potash a day but was only experimental and not intended for com- 
mercial production. The process as at present developed is described 
below in the account of the Eastern Potash Corporation. In 1917 
the company, having changed its name to the American Potash 
Corporation, continued experimental operations at Jones Point * 
апа claimed to have solved the difficulties of extracting potash on 
& commercial scale from the greensand of New Jersey. Among 
the proposed by-products were “agricultural lime," brick, tile, and 
artificial stone. No production of potash was reported by the com- 
pany during the year. 

The Eastern Potash Corporation was subsequently organized to 
take over the rights and property of the American Potash Corpora- 
tion in so far as they related to the production of potash and by- 
products from greensand. This corporation, with offices in New 
York, gontinaed: the experimental work at the Jones Point plant 
and produced and marketed in 1918 a small quantity of high-grade 
caustic potash. The company now has under construction near 
New Brunswick, N. J., a plant designed to treat 1,000 tons of green- 
sand per day. According to a recently published statement ” the 
process which this company claims to have demonstrated com- 
mercially consists in grinding the greensand in ball mills to 200 
mesh, and then digesting the material with milk of lime in an auto- 
clave or a special type of continuous digestor for 30 to 60 minutes 
with steam at а pressure of 200 pounds. "The lime (СаО) should 
equal the weight of the greensand. Тһе digested material is filtered 
twice, and a solution containing about 80 per cent of the potash in 
the charge is evaporated in a multiple-type evaporator from an 
original strength of about 2 per cent of potash to about 45 per cent. 

This solution can be further concentrated to produce the ordinary 
90 per cent solid caustic potash.” The excess steam from the diges- 
tion and other sources of waste heat from the plant will be utilized 
forevaporation. For the manufacture of tile or brick the residue is 
mixed with sand. The hydrous calcium silicate and excess lime 
hydrate serve as binders, and the product is hardened by steam. 

The Atlantic Potash Co. (Inc.), with offices in New York, was 
organized early in 1917 to produce potash from greensand by a 
process invented by G. F. von Kolnitz. It has mined a considerable 
amount of greensand at its pits near Marlton, in Burlington County, 


ö1 Gale, H. S., and Hicks, W. B., Potashin 1917: U. S. Geol. Survey Mineral Resources, 1917, pt. 2, p. 440, 
1918. 

5? Wells, A. E., The potash industry of the United States and its possibilities for future production: 
Bur. Mines Minerals Inv., preliminary report, pp. 15-16, August, 1919. 

52» Shreve, R. M., Potash recovery in New Jersey: Chem. Age, May, 1920. See also later publica- 
tions by same author: Action of lime on greensand: Jour. Ind. and Eng. Chem., vol. 18, pp. 693-699, 
August, 1921; Greensand as a source of potash: Chem. and Met. Eng., vol, 25, p. 1056, December 7,1921. 

з Gale, H. S., and Hicks, W. B., op. cit. 
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N. J. (see Pls. II and VIII, А), and has marketed a small quantity 
of high-grade potash extracted therefrom in its experimental plant 
at Stockertown, Pa. The process consists in preheating the green- 
sand to 350? C., mixing it with calcium chloride, passing the mixture 
through a furnace at about 850? C., leaching the product, and finally 
obtaining potassium chloride by evaporation and crystallization. 
The company had suspended operations by the fall of 1918 but was 
planning to erect a plant on its ground near Marlton. No further 
progress has been reported to the Survey. 

The large-scale experiments of F. Tschirner at Yorktown * in 1917 
led to the establishment of the R. S. Ryan Co.'s plant at Reeves 
station (Pl. IX, D), 2 miles north of Medford, in Burlington County, 
where the company had acquired ground. The plant, which is 
regarded as only for commercial experiment, handles about 50 tons 
of greensand and produces from 2 to 3 tons of potassium chloride 
(KCl) per day. The process consists in grinding greensand and 
lime sand, taken from the company’s pits near the plant, mixing 
these with salt, and heating the mixture in a rotary kiln. The 
clinker is leached in water, and the potassium and sodium chlorides 
are removed by evaporation and crystallization. Most of the 
sodium chloride is recovered and used over again. Potassium 
chloride, running 88 to 90 per cent, with a little potassium sulphate, 
is produced. By March, 1919, the company had sufficiently over- 
come initial difficulties to start commercial operation. In September 
of the same year the plant was reported closed. The figures for 
production are not available. 

In the fall of 1918 the newly organized Reduction & Concentration 
Corporation acquired a factory building and grounds at Gloucester, 
N. J., for rendering soluble the potash in greensand and making 
complete fertilizer in which was to be incorporated the treated 
greensand. Preliminary arrangements were made for utilizing 
greensand from properties of the Norcross & Edmunds Co. at Bir- 
mingham and of the West Jersey Marl & Transportation Co. at 
Sewell Installation of machinery and experimental work were 
said to be in progress from January to March, 1919, when the writer 
was in the vicinity, but no information as to the process was divulged, 
and no opportunity was afforded to view the operations. No 
produetion and no further activity of the corporation have been 
reported to the Survey. 

In 1918 the Coplay Cement Manufacturing Co., of Coplay, Pa., 
which had recently installed a Cottrell dust-collecting system and 
equipment for the extraction of potash from flue dusts, experimented 
with greensand from Birmingham, N. J., as а constituent of its 
cement mixture to see if the amount of potash recoverable from 


м Gale, Н. S., and Hicks, W. В., op. cit. 


110 POTASH IN THE GREENSANDS OF NEW JERSEY. 


these dusts could be increased. The company’s usual mixture con- 
tained about 1 per cent of potash. The greensand employed con- 
tained about 7 per cent of potash, so that its use in-the proportions 
selected for the experiments would nearly double the amount of 
potash available for volatilization. The experiments showed that 
the potash was largely volatilized, and that the cement, though 
darker colored on account of the iron in the greensand, was salable 
under the market conditions then existing. The company next 
acquired greensand deposits near Kirkwood, in Camden County 
(locality 60, Pl. IT), and began commercial utilization of the green- 
sand. After a few runs, but not from any difficulty arising from 
the use of greensand, it became necessary to shut down the dust- 
collecting units of the plant. "These were still inactive in October, 
1919, but resumption of activity was expected if the potash market 
seemed favorable. 

A number of other processes for the extraction of potash from 
greensand have been devised and most of them patented. None 
of these processes, however, has reached so advanced а stage of 
large-scale experimentation as those above described. 


OUTLOOK. 


The development of a potash industry based on the New Jersey 
greensands depends on the ability of the manufacturers to compete 
not only with foreign producers but also with American producers. 

According to Hicks * the prices of German potash salts delivered 
before the war under special contracts for large quantities direct from 
the source of production to Gulf and Atlantic ports were as follows: 


Wholesale prices per short ton of potash salts c. ї. f. Atlantic ports, 1911-1914,4 


1911-1913 1914 b 
ب ب‎ Stabe وا‎ s at 
s Approxi- | Approxi- 
mate per- mate net 
Potash salt. centage price per 
ofpotash| List Dis- Net List Dis- Net unit of 
(120). price. | count.c | price. price. eount.c | price. potash 
(20 
pounds 
of K30). 
Sulphate............. 48.6 $46. 30 $6. 95 $39. 35 $47. 58 $7.14 $40. 43 $0. 83 
Muriate.... А 50.0 38. 05 5.71 32. 84 39. 07 5. 86 33. 21 . 66 
Manure salt; 20.0 13.30 2. 06 11.24 13. 58 2.10 11.48 357 
Hartsalz 16.0 10. 65 1. 65 9. 00 10. 87 1.68 919 -57 
Kainite 12. 4 8. 25 1. 28 6.97 8. 86 1.80 7. 06 „51. 


а Federal Trade Commission report on the fertilizer industry, 1916, p. 155. 

ò These prices, which were for January to June, 1914, were increased slightly during the later part of the 

year. See Oil, Paint, and Drug Reporter, vol. 85, p. 59, 1914. 

1 c ab per cent discount on sulphate and muriate and 154 per cent on 20 per cent manure Salts, hartsalz, and 
ainite. 


55 See Gale, H. S., Potash in 1916: О. S. Geol. Survey Mineral Resources, 1916, pt. 2, pp. 126-129, 1917. 
Gale, H. S., and Hicks, W. B., Potash in 1917: U. S. Geol. Survey Mineral Resources, 1917, pt. 2, pp. 440, 
442-446, 1918; also Hicks, W. B., Potash in 1918: U. S. Geol. Survey Mineral Resources, 1918, pt. 2, pp. 
385-445, 1920. Each of these papers contains a list of patents and a bibliography. 

56 Hicks, W. B., op. cit., pp. 398-401. 
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As will be observed from the table, net prices to large importers varied from 57 
cents per unit (20 pounds of K,O) for the lowest-grade product to 83 cents for sulphate. 
The list prices, which are generally shown in market quotations in the United States, 
correspond to 67 cents per unit for the low-grade material and 98 cents for sulphate. 
Ocean freight rates to the United States on these salts in bulk from Hamburg averaged 
about $2 per metric ton to northern ports and $2.50 to $2.90 to southern ports. 

After the embargo of January 20, 1915, placed on the exportation of potash salts from 
Germany, the prices of these salts rose rapidly. arly in 1915, market quotations on 
80 per cent muriate were around $115 a ton and gradually rose to $500 a ton in Decem- 
ber. The quotations in 1916 varied from $300 to $490 a ton, in 1917 from $325 to $450 
a ton, and in 1918 from $260 to $350 a ton. These quotations are not indicative of the 
actual selling price of potash materials, as only limited quantities of muriate were on 
the market and muriate was at a premium because of its use as a raw material in the 
manufacture of various refined potassium salts. The actual selling price in the eastern 
markets of the domestic output was about $4.87 per unit in 1910, $4.79 in 1917, and 
$4.61 in 1918. These data are shown in the following table. 


Wholesale price of potash in the United States, 1915-1918. 


Approximate aver- 
аг i ; age selling price 
Market quotations of 80 per cent muriate.a per unit of R50 of 
domestic output. 
Year. 
Per short ton of salt. Per unit of KO. 
a Е. о. b. | Eastern 
| plant. | markets. 
High. Low. | Average. | High. Low. | Average. 

fiers III $500 $115 $245 $10. 00 $2.30 $5.90 $3.14 $3. 64 
490 300 415 9. 80 6. 00 8.30 4.37 4.87 

450 325 380 9. 00 6. 50 7.60 4, 29 4. 79 

350 260 315 | 1.00 5. 20 6.80 4,11 4. 61 


а Quotations for 1915 and 1916 taken from Jour. Ind. and Eng. Chemistry and for 1917 and 1918 from Oil, 
Paint, and Drug Reporter. 


When the armistice was signed in November, 1918, only a few large producers in the 
United States had made their original investments out of the potash industry, many 
plants had been operated only a short time, and others were under construction. 
About one-third of the potash produced in 1918 was still in the hands of producers, 
money for operating expenses had been advanced on the potash held in storage, and 
developments had gone forward under the prevailing price of $4 to $5 per unit of potash. 
Anticipation that low-priced potash from foreign sources would be available followed 
the armistice agreement, checked sales of domestic potash, and caused the price to fall 
to about $2.50 per unit—a price lower than the cost of production of many producers, 
These conditions caused a crisis in the potash industry, and producers began to close 
their plants. By the early part of 1919 nearly all producers had shut down and some 
had gone out of business. 

The cost of production of American salts is summarized by Gale 
and Hicks 5 as follows: 

Available data on the cost of producing potash from the various American sources 
are very meager, but if the following estimates of cost production are correct they 
indicate that undoubtedly some of the large developments will survive. Condra gives 


the cost of producing potash in the alkali-lake region of Nebraska as between $20 
and $44 a short ton, or an average of $30 a short ton of crude salts. "This corresponds 


57 Op. cit., р. 403. 
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to an average of about $120 a ton of potash (K,O). The conditions as regards labor, 
fuel, and supplies in this region are very difficult, and the cost should be considerably 
reduced if such conditions are improved. It has been stated that sulphate of potash 
can be produced from alunite at Marysvale, Utah, at approximately $20 a ton (equiv- 
alent to about $40 a ton of K,O), and that if an aerial tramway were installed the 
cost would be reduced 50 per cent. Porter estimates that the present cost of pro- 
duction, exclusive of royalty, depreciation, and similar items, by the Security Cement 
& Lime Co., Hagerstown, Md., is about $30 a ton of pure potash (K,O) packed on 
board cars, and that under normal conditions the price might be reduced 50 per cent. 
-Treanor, from his experiences as manager of the Riverside Portland Cement Co., 
thinks the cost of saving potash from flue dust may run $100 a ton of К,О for the first 
month, may average $40 a ton of K,O the first year, and that it may ultimately be 
reduced to less than $20 a ton of K,O. 

Estimates of the cost of American production thus run from $20 
to $120 a ton of K,O or from $0.20 to $1.20 per unit. 

Wells % in describing the plant of the Eastern Potash Corpora- 
tion estimates that the cost of producing caustic potash in a plant 
with a capacity of 1,000 tons of greensand per day, including interest 
and general plant depreciation, may reasonably be as much as $1.50 
per unit of K,O. Such a plant would produce about 45 to 50 tons 
of K,O as caustic potash and would turn out about 2,000,000 brick 
per day. It should, however, be borne in mind that the cost of 
raw material for the brick is greater than that for ordinary brick 
and that the by-produet brick, to find а suitable market, must 
possess some special attractiveness such as color, endurance, or 
adaptability to particular uses. With the requirement of a special- 
ized market the disposal of so much brick might prove a problem in 
itself. 

It is doubtful if companies making potash their only product in 
the treatment of greensand can do so for less than the $1.50 per 
unit estimated for the Eastern Potash Corporation. 

'The experience of Treanor, cited above, appears to indicate that 
after the installation of a dust-collecting and potash-refining system 

‘in a cement plant potash may be recovered from the dust rather 
cheaply. Wells,” however, thinks that the cost of the high-grade 
product, allowing for royalties, selling costs, and storage charges, 
would be nearly $1.80 per unit. 

If these figures are at all accurate it is evident that the cost of 
producing potash from greensand, even in conjunction with cement 
manufacture, is greater than that of producing it from alunite 
and some of the western brines. The greensand product has the 
advantages of proximity to market and of low freight cost. 

In view of the present disturbed state of industrial conditions in 
Germany and of the heavy war taxes it seems certain that the cost 


вз Wells, A. E., The potash industry of the United States and its possibilities for future production: 
Bur. Mines Minerals Inv., preliminary report, p. 16, August, 1919. 
59 Idem, p. 7. 
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of German potash will hereafter greatly exceed and perhaps be as 
much as double pre-war prices. On the other hand, there is the 
possibility that in the United States the cost of labor and fuel may 
have reached its peak and that with the resumption of industries 
interrupted by the war and with increased production these costs 
may decline. 

The American potash industry thus bids fair to be on a nearly 
even basis with foreign potash industries. Whether or not green- 
sand may have a place in the American potash industry will depend 
on how well the greensand operators may be able to compete with 
western producers. 


AVAILABILITY OF POTASH IN GREENSAND. 


The scarcity of potash and the high prices of fertilizers during 
the war led many farmers to think again of greensand as a source of 
fertilizer. Although accounts of its use in the early reports were 
highly favorable, the results of more recent local applications were 
contradictory, and the writer received many inquiries about the 
availability of the potash in greensand. 

From the standpoint of the fertilizer manufacturer the potash 1s 
not considered available because of its slight solubility in water. 
Recent experiments conducted by True and Geise, of the Bureau of 
Plant Industry, United States Department of Agriculture, show 
that plants in their early growing stages will assimilate potash from 
greensand as effectively as from the usual soluble commercial potassium 
salts. These authors ® used two sets of carefully controlled pot cul- 
tures of wheat and red clover with nutrient solutions. In one set the 
potash was supplied by the usual commercial salts; in the other set 
potash was supplied by greensand in proportions such as those 
formerly employed in agricultural practice, all other sources of 
potash being excluded. They reached the following conclusions: 

Tt has been shown by pot experiments carried out with crushed quartz and Shive’s 
culture solution as a basis that greensands and greensand marls from Virginia and New 
Jersey are able to supply sufficient potassium to satisfy the demand of Turkey Red 
wheat and red clover during the first two months of their growth. This enables them 
to make a greater dry weight of tops than was seen in similar cultures in which the 
potassium demand was supplied by potassium chlorid, potassium sulphate, and 
potassium phosphate. The prompt availability of sufficient potassium to meet the 
needs of many, perhaps most, farm crops seems to be indicated. 

It is reported that the New Jersey Agricultural Experiment Station 
has been working on the same problem and has reached similar 
conclusions. 

In a letter to the Director of the United States Geological Survey 
Dr. True points out that land which already has a sufficient supply 


oo True, R. H., and Geise, Е. W., Experiments on the value of greensand as а source of potassium for 
plant culture: Jour. Agr. Research, vol. 15, pp. 483-492, Dec .2, 1918. 
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of potash and the other ingredients supplied by greensand marl will 
not be benefited by application of it. This may account in some 
measure for the contradictory nature of the reported results of its 
use. Dr. True further states that arrangements have been made 
for the shipment of three carloads of greensand from deposits near 
Marlboro, N. J., to the vicinity of Florence, S. C., where it is to be 
applied to fields known to be deficient in potash. Results of interest 
and value are to be expected from these experiments. 

More recent experiments along a somewhat different line have 
been carried out by McCall and Smith, of the Maryland Agricultural 
Experiment Station. These authors * composted greensand with 
sulphur, soil, and manure in varying proportions, taking samples 
from time to time, extracting these samples with distilled water, and 
analyzing the water extracts for their acidity and their sulphate 
and potassium content. Two types of greensand were used, one 
from Sewell, N. J., containing 5.88 per cent of potassium (K), and 
the other from Crownsville, Md., containing 1.42 per cent of potas- 
sium. Each compost had as a basis 1,500 grams of greensand, 
500 grams of commercial flowers of sulphur, and 0, 250, or 500 grams 
of partly rotted yard manure, aid-dried and ground fine. In some 
of the tests Collington sandy loam and precipitated calcium carbonate 
were used, also small percentages of the sulphates of iron and alumina. 
The following results were obtained: 

1. In composts consisting of greensand, manure, and soil in different proportions 
an appreciable amount of the potassium was made water-soluble through sulphofi- 
cation. 

2. The composts containing the largest proportion of manure developed the highest 
degree of acidity, oxidized the greatest amount of sulphur, and produced the largest 
quantity of water-soluble potassium. 

3. The composts in which soil was substituted for a part of the manure developed 
less acidity, oxidized less sulphur, and produced a smaller amount of soluble potassium. 

4. When all the manure was replaced by soil, the rate of sulphofication was so 
slow that at the end of 23 weeks only a very small amount of acidity had developed 
and very little potassium had been made soluble. 

5. When no organic matter was added the amounts of acidity and of soluble sul- 
phates were no greater than might be accounted for by natural oxidation of the 
sulphur. 

6. The addition of small amounts of ferrous and aluminum sulphates failed to 
stimulate sulphofication. 

7. Calcium carbonate added to the sulphur-manure-soil compost produced a stimu- 
lating effect during the early part of the period but failed to increase the acidity, 
soluble sulphates, or potassium above the maximum reached by the corresponding 
composts in which no calcium carbonate was used. 

8. More water-soluble potassium was formed in composts containing the high- 
potassium greensand, but a larger per cent of the total potassium present was liberated 
in the composts containing the low-potassium greensand. 


61 McCall, A. G., and Smith, A. M., Effect of manure-sulphur composts upon the availability of the 
potassium of greensand: Jour. Agr. Research, vol. 19, pp. 239-256, June, 1920. 
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9. In the composts containing manure the total amounts of potassium recovered in 
the water extracts varied from 9.1 per cent toa maximum of 41.3 per cent of the total 
initial amount present. 

10. Ourresultsindicate that the composting of greensand or of soil rich in potassium 
with sulphur and manure may prove to be a practical and efficient method for obtain- 
ing available potassium from comparatively insoluble materials. 


In the opinion of the writer part of the benefit derived from the 
use of marl may be the result of an improved texture produced by 
the mechanical mixture of the greensand with the soil. For example, 
a mass of clayey greensand applied and worked into a light sandy soil 
would produce a more loamy texture besides furnishing potash. On 
the other hand, similar greensand applied to a stiff clayey soil would 
tend to emphasize the heaviness of such a soil and might be injurious. 


EARLIER VIEWS ON AGRICULTURAL VALUE. 


Little was known in the earlier days about potash in greensand 
marl and its part in the beneficial action of the marl upon crops. On 
the other hand, the importance of the phosphoric acid and lime as 
beneficial constituents was strongly urged. For those interested in 
reverting to the use of marl as a fertilizer it may be well to repeat the 
conclusions drawn years ago by Cook:” 


1. That the most valuable marls and those which will best pay the cost of long 
transportation are those which contain the largest percentage of phosphoric acid. 

2. That the most durable marls are those containing carbonate of lime, the more the 
better. 

3. That greensands containing but little of either phosphoric acid or carbonate of 
lime become active fertilizers when composted with quicklime. 

4. That marls which are acid and burning from containing sulphate of iron can be 
rendered mild in propertiesand useful as fertilizers by composting with lime. 

5. That crops particularly improved by it are all forage crops, grass, clover, etc.; 
for these the green marl may be spread upon the surface to the amount of from 100 to 
400 bushels per acre. The crop is generally doubled and in some cases quadrupled by 
this application. Other marls must be used in larger quantities, but will produce 
good results. ` 

Potatoes: For this crop marl seems to be a Specific. It does not materially increase 
the growth of the vines, and the yield is not much greater, but the potatoes are 
smoother and fairer in the skin and dryer and of better quality when boiled. The 
marl is put on the potatoes in the hill at planting; if not acid, it is thrown directly on 
the tuber; if acid, the potato is first covered by earth and the marl thrown on or 
beside that. From 5 to 30 tons may be used on an acre. 

Buckwheat: Most remarkable effects upon this crop are produced by marl. Two 
and one-half tons, or 50 bushels to the acre, spread on after sowing, have caused an 
equal amount of buckwheat to grow on land which otherwise was not worth cultivating. 

Wheat, rye, oats, and corn are improved by the use of marl, though not with the 
striking results seen on the crops before mentioned. It is applied as a top dressing 
on the prepared ground, is spread on the surface before plowing, is worked in the hill 
or drill, or is composted with barnyard manure and spread on the ground according 


вз Cook, G. H., Geology of New Jersey, pp. 452-453, 1868. 
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to the farmer’s judgment. From 5 to 30 tons and even more may be used upon an 
acre. 


With any kind of garden or field crop it may be used and will be beneficial both to 
the crop and soil. Itis free from the seeds of weeds, is dry and convenient to handle— 
all of which recommend it to any snug farmer. 


MECHANICAL ANALYSES OF GREENSAND. 
NATURE OF INVESTIGATION. 


In the course of drilling variations were observed in the texture of 
the marl and in the relative proportions of the different constituents. 
Quartz was present in all the samples in greater or less amounts and 
served as an adulterant, lowering the potash content. The claylike 
constituents, however, consisted in part at least, of finely divided 
glauconitic material, so that their presence might or might not mean 
a reduced potash content. In order to study the different constitu- 
ents.of the marl and their relative proportions in the principal beds 
of commercial thickness mechanical analyses were undertaken some- 
what along the lines of the work of Cook ** and Ashley.“ The follow- 
ing investigations were carried out: (1) Wet separation to determine 
the relative proportions of coarser and finer constituents; (2) mag- 
netic separation of coarser residues to determine the percentage of 
magnetic materials, chiefly glauconite; (3) sizing the products of the 
magnetic separation to determine the sizes and shapes of the mineral 
grains and the relative abundance of grains of certain sizes and 
shapes; (4) microscopic study of glauconite grains in thin section 
(for discussion see pp. 139-140); (5) chemical analyses of some of the 
products of the wet and magnetic separations (discussed below). 


PREPARATION OF SAMPLES. 


Composite samples, 15 in all, derived from 87 originals, were pre- 
pared to represent each bed of commercial thickness at each of the 
six localities explored. Each sample weighed approximately 100 
grams and was made up of weighed portions of all samples taken 
from thé given bed at the given locality, each in proportion to the 
thickness represented by it. The material was weighed without 
preliminary drying, but at the end check samples weighing 100 grams 
were dried under the same conditions to which the composite samples 
were subjected and reweighed to determine the loss of moisture in 
drying. 

WET SEPARATION. 

In a preliminary trial 100 grams of greensand was placed in a 
beaker, covered with water, stirred briskly one or two minutes with 
a glass rod, and allowed to settle for a few seconds. The liquid with 
finer particles in suspension was then decanted. This procedure 


6 Cook, G. H., Geology of New Jersey, рр. 227-280, 1868. 
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was repeated and continued for an hour and three-quarters. At 
first the material released by washing was of a brownish color and 
relatively heavy, settling in a comparatively few minutes. This 
disappeared after five or six washings, however, and a light yellowish 
green material was developed, which clouded the solution and ap- 
peared without evident diminution at every washing. Compara- 
tively little of this cloudy matter had settled, even after standing 
over night. A few drops of dialyzed iron, added to the solution at 
the suggestion of George Steiger, caused the flocculation and pre- 
cipitation of the fine suspended matter and the clearing of the 
solution. 

A second preliminary trial was made to determine whether the 
cloudy material above mentioned was present as detached particles 
in the original sample or whether it was developed from the green- 
sand grains by agitation in washing. About 25 grams of greensand 
in which claylike material was relatively abundant, was placed in a 
beaker on a stand under a faucet. The inflow of water was directed 
by a funnel to the bottom of the beaker. The “clay” was soon 
washed out and the solution cleared. Some cloudiness of the water 
was developed, however, when the greensand was agitated with a 
glass rod. This was done at intervals of a few minutes for a period 
of nearly four hour's, and the cloudiness appeared at each agitation. 
The clear water was then poured off except about 50 cubic centi- 
meters, in which the greensand was again stirred briskly with a rod. 
The cloudiness at once reappeared just as abundantly as at the 
early stages of the washing. 

It was concluded that the glauconite grains were yielding fine 
particles either by mechanical wear of grain on grain or by the flow 
of water over the grains. Of the two agencies the former is appar- 
ently the more effective, because practically no cloudiness appeared 
during the constant flow of water through the beaker. The test 
suggests that much of the “clay” that is so abundant in some beds 
of greensand is really composed of finely comminuted glauconite 
grains. Its presence in the marl, therefore, does not necessarily imply 
poorer quality. 

In making the separations tabulated below the following proce- 
dure was observed. After placing the weighed sample in a beaker 
somewhat more than enough distilled water to cover it was added. 
The greensand was then stirred vigorously with a rod for one minute 
and allowed to settle for 30 seconds, after which the cloudy liquid 
was decanted to a second beaker. These operations were repeated 
to a total of 10 times for the first five samples and 15 times for the 
remaining 10 samples. The washed greensand was then removed 
to a casserole, dried on a steam bath, and weighed. A few drops 
of dialyzed iron were added to the cloudy liquid, which was then 
allowed to settle, after which the clear water was decanted and the 
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settlings dried and weighed in the same manner. In samples G-2, 
G-10, G-13, G-14, апа G-15 the entire washing waters were dried 
without flocculation and precipitation by dialyzed iron. 


Wet separations of composite samples of greensand from Survey borings. 


Residue from Material washed Loss of 
Approxi- washing. OSS О] 

' Sample | mate Weight of welghoin 

Locality. N A thickness бышы я RE 

of bed. Grams. So Grams. |! erpen drying. 

Feet. Grams, Grams. 
Selem 12 100 93.44 95.6 4.25 4.5 2.81 
TEES sities 11 100 95.07 97.3 2.62 2.7 2.81 
11 100 77,04 19:8 20.07 20.7 2.89 
Woodstown.......... 11 100 84.73 85.7 14.17 14.8 1.10 
7 100 86.65 88.8 10.95 11.2 2.40 
8 100 51.59 53.4 45.09 46.6 3.32 
BORO 12 100 79.75 81.5 18.05 18.5 2.20 
13 100 84.34 86.2 13.50 13.9 2.16 
8 100.1 39.47 40.0 59.19 60.0 1.44 
Somerdale........... 6 100.12 50.94 52.4 46.20 47.6 2.98 
14 100.04 69.42 71.2 28.07 28.8 2.25 
4 100.04 86.70 88.8 11.49 11.8 1.85 
Elmwood Road by. 18 100. 04 94.39 97.8 2.02 2.7 3.03 
S 23 100.07 | 81.52 84.3 15.19 15.6 3.36 
Pemberton.......... 9 100.07 15.24 76.8 22.10 23.2 2.18 
елаве ee ESC. OES CAS БР UA a 80.5 [eM a 19.5 2.38 


в Average weighted according to the thicknesses of the respective beds. 


For the check tests on loss of weight in washing and drying four 
samples were selected, weighed, dried over night on the steam bath, 
and reweighed with the following results: 


Moisture determinations on samples of greensand. 


Locality. : Xoro : $9 паза M m Los ү п 

> Grams. | Grams. | Grams, 
Salm (м de| | xm 
E lead odi. danni, дэш D ELS 
AVOID NAD aoe tae ete Sh e E ес ek AGE nace KETE fee E E Мылы б 2.88 


a The field numbers are those used in the descriptions of the borings at Salem and Woodstown. 


The loss of weight on drying for the four check samples is of the 
same order individually as for the samples subjected to wet separa- 
tion, though the average is somewhat higher. 

The percentage of fines or “clay” in the greensand at the six 
localities named ranges from 2.7 to 60 and averages about 19.5. 


MAGNETIC SEPARATION. 


An interesting characteristic of glauconite is that it is moderately 
magnetic and may thus be separated from quartz and other non- 
magnetic substances by passing the dried greensand through a 
strongly magnetic field. The residues from washing were presented 
successively in small quantities close under a glass plate placed 
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against the poles of a powerful electromagnet. The glauconite was 
attracted and held to the glass plate so long as the plate was in 
contact with the poles of the magnet. By lowering the plate the 
glauconite could be dropped into any convenient receptacle. This 
action was repeated until no further results were shown, and thus 
fairly complete separations were obtained. 

As tabulated below the numbers of the samples and the beds 
represented are the same as for the wet separations. ‘Ten-gram por- 
tions of each sample were used, and the products of the separations 
were weighed. 


Magnetic separation of samples of washed greensand. 


Magnetie portion, | Nonmagnetie por- Glau- 
chiefly glauconite. | tion, chiefly quartz. | Excess conite 
Sample А orloss | 21801511 
Locality. р Weight. X n ps original 
р No. d sample 
3 , | Percent | 4 Per cent | 219000. (СХА, 
Grams. (С). arams. (D). р. 118). 
Grams Gram. | Per cent. 
Sal G-1A... 10 8. 87 87.3 1.29 12.7 +0, 16 83. 
кр. АГЫНЫ = G-2A... 10 9. 45 94.1 .59 5.91 + .04 91.6 
G-3A... 10 8.09 80. 4 1.97 19.6 + .06 63.8 
Woodstown.......... G-4A ... 10 9. 60 96. 0 .39 3.9 — .01 82.2 
G-5A ... 10 9. 30 92. 5 ‚75 7.5 + .05 82.1 
GOA... 10 8.27 82.8 1.78 үү + .05 43.9 
EE G-7A ... 10 9.77 97.0 „80 3.0 + .07 79.1 
G-8A ... 10 9. 51 94. 5 „55 5.5 + .06 81.5 
G-9A... 10 | 9. 82 92.6 „1“ 17.4 + .06 37.0 
Somerdale............ G-10A... 10 | 9. 70 96.6 .34 3.4 04 50. 6 
|G-11A -. 10| 9.62 96. 0 140 4.0 02 68.4 
G-12A .. 10 6. 24 62.5 3.75 87, 5 — .01 55.2 
Elmwood Road...... G-13A... 10 9. 50 94.5 55 5,5 + .05 91.9 
G-14A .. 10 | 9. 65 96. 0 .40 4.0 + .05 80. 9 
Pemberton.......... G-15A .. 10 5.27 52.4 4,79 47.6 + „00 40.2 
В eli iui ШЕ БЕРШИ Т: | NE Ау. BONG! |ы Е АИА I А РАДИА 73.1 


a Averages weighted according to thicknesses of beds represented. 


The excess after weighing was probably due in part to the moisture 
taken from the humid air by the dried greensand during the opera- 
tions of separation and weighing. The percentage of magnetic 
materials, chiefly glauconite, in the washed greensand is generally 
high, being more than 90 in 10 of the 15 samples and averaging 89. 9 
for all the beds represented. The percentage of glauconite grains 
in the unmodified greensand is shown for each bed at each locality 
in the last column of the table. The final average shows 73 per cent 
of glauconite for the entire thickness of the greensand examined at 
each of the six localities. This figure does not include the finely 
divided glauconitic material occurring in the greensand as mud or 
“clay” (B in the table on p. 118). No mechanical separation of this 
mud was attempted, but the chemical analyses on page 125 indicate 
that it is probably highly glauconitic. 


SIZE OF GRAINS. 


Both products of the magnetic separation (C and D of the table) 
were passed successively through a series of sieves having 20, 40, 60, 
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80, and 100 meshes to the inch. The entire magnetic or nonmagnetic 
portion of each sample was used, so that the initial weights for the 
sizing operations were assumed to be the same as those of the sep- 
arated portions shown in the table. 
and in the receiver below the lowest sieve were weighed. From these 
weights the percentage of material of the different sizes in each 
sample were determined as shown in the following table: 


Size of grains of glauconite, quartz, etc., in washed greensand. 


POTASH IN THE GREENSANDS OF NEW JERSEY. 


The grains held on each sieve 


Locality. 


Glauconite, etc. (C). 


Quartz, etc. (D). 


Quan- 
tity in 
sample 


(grams). 


Quantity held on sieves. 


Quan- 
tity in 
sample 


(grams). 


Quantity held on sieves. 


Woodstown....... 


бс жй 


G-2A.. 


GA.. 


GMA... 


GA... 


GELAN 


8. 87 


9. 45. 


8,09 


9.60 


8.27 


279 
отчу с ра 002506 
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1.29 


1.97 


.39 


.75 


„80 


Mesh. | Grams. |Per cent. 
20 0.16 11.8 
40 ‚47 34.6 
60 245 33.1 
80 Bx trt 12.5 

100 .09 6.6 
100+ ‚02 1.5 
1.86 100. 1 

20 ' 12 | 18.8 
40 17 26.5 
60 .15 28.4 
80 09 14.1 
100 07 10.9 
100+ 04 6.3 
64 100.0 

20 +20 9.9 
40 ‚29 14.8 
60 ‚671 33.0 
80 .32 15.8 
100 30 14.8 
1004- 25 12.8 
2. 03 100.1 

20 .03 7.1 
40 .07 16.7 
60 .11 26.2 
80 | -06 14.3 
100 ‚07 16.7 
1004- 08 19.0 
.42 100. 0 

20 08 10.0 
40 ‚16. 20.0 
60 27 33.8 
80 ‚10 12.5 
100 10 12.5 
100+ 09 11.2 
. 80 100.0 

20 .08 4.4 
40 .16 8.8 
60 ‚48 26.4 
80 ‚85 19.2 
100 49 26.9 
100+ 26 14.3 
1. 82 100.0 

20 ‚04 10.5 
40 ‚06 15.8 
60 „09 23.7 
80 ‚04 10.5 
100 05 18.2 
100+ 10 26.3 
.98 100. 0 
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Size of grains of glauconite, quartz, ete., in washed greensand—Continued. 


Glauconite, ete. (C). Quartz, ete. (D). 
Locality. Sample Quan- | Quantity held on sieves. Quan- | Quantity held on sieves. 

tity in tity in 

sample sample 
(grams). Mesh. | Grams. |Per cent.) (grams).| Mesh. | Grams. {Per cent. 
Sewell ............ G-8A.. a 9. 51 20 0. 25 2.6 0. 55 20 0.14 24.1 
40 4.72 49. 6 40 .24 41.4 
" 60 3.14 82.9 60 .14 24.1 
80 „71 7.5 80 02 3.4 
100 .47 4.9 100 02 3.4 
100+ .28 2.4 1004- 02 3.4 
9.52| 99.9 ШИШ" 99. 8 
Somerdale......... o eel queo E aes Of п E 5,5 
40 1.21 13.0 12.5 
60 2. 85 30. 8 гаа 
80 1.42 15.4 5.5 
100 1.45 15.7 9.7 
100+ 2.30 24.9 55.5 
| 921| 909 99.8 
og. АЫ GOA.) | 9.70], 20 ^| лт 18 „34 14.7 
40 3.32 34.2 35, 8 
60 4. 00 41.2 20.6 
80 1.07 11.0 5.9 
100 +78 8.0 11.8 
100+ 37 38.8 11.8 
9.71 | 10.0 100.1 

2 Sees | 
анне G-11A.. 9.62 .40 2.6 
12.8 
7.7 
5.1 
5.1 
66.6 
^ +39. 99.9 
Elmwood Road...| G-12A.. 6. 24 3.75 20 ‚04 l.l 
40 .25 6.7 
60 1,17 31.5 
80 ‚86 23.2 
100 1.04 28.0 
1004- 35 9.4 
3.71 99. 9 
1D y eter e Es G-13A.. 9.50 20 .50 a 5.3 55 20 19 32.2 
40 5, 42 57.4 40 14 28.7 
60 2.97 31.4 60 .15 25.4 
80 39 41 80 05 8.5 
100 15 1.6 100 04 6.8 
100+ + 02 ‚2 100-+ „02 3.4 
9, 45 100. 0 59 100.0 
DOT. fade of б-14А.. 9.65 20 .07 Yi ‚40 20 .10 25.6 
40 6.12 63.0 40 .04 10.2 
60 2.50 26.0 60 01 2.6 
80 46 4.7 50 ‚02 5.1 
100 27 2. 100 02 5.1 
100+ 29 3.0 100+ 20 51.3 
9,71 100. 2 ‚89 99. 9 
Pemberton.......- G-15A.. . 5.27 20 .09 1.7 4.79 20 „18 3.9 
40 1.22 23.0 40 74 15, 4 
60 1,69 32.1 60 „66 18.8 
80 ‚87 16.4 80 “2 15.0 
100 80 15.1 100 ‚95 19.6 
100+ 62 Tit 1004- 1. 55 32.3 
5.29 100. 0 4, 80 100. 0 
886259 —22——9 
$ 
m Ra 
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The glauconite particles range in diameter from more than 20-mesh 
to less than 100-mesh, but the greatest number by weight fall between 
20 and 40 mesh, though many fall between 40 and 60 mesh. Below 
the last size the quantity of glauconite falls off rapidly, though a few 
samples, especially G-9A, have considerable material of the smaller 
sizes. 

The quartz grains, too, fall chiefly between 20 and 60 mesh, but 
there is a large percentage also of the finest grains. 


` 


SHAPES OF GRAINS. 


The largest glauconite grains, 20-mesh or more in diameter, show 
their form most clearly. Under the hand lens they appear irregular, 
botryoidal, or mammillary in general form, suggesting aggregates of 
rounded grains, rather than casts of foraminiferal shells, though 
some grains suggest such form. Many appear to be rounded nodules 
with irregular cracks of lighter color. The grains in general have a 
shiny surface and dark-green color. The 40 and 60 mesh grains show 
similar forms and markings but a greater degree of regularity, as if 
reduced by wear from larger grains. Some of the grains are elongate 
or curved and have a platy structure or cleavage. The smaller 
grains are subangular to rounded, though retaining to some extent 
the suggestion of earlier form and markings. They have evidently 
been much worn and represent, at least in part, material that has been 
transported and redeposited. Other grains, nonmagnetic, have seed- 
like or capsule form and measure 40 mesh or less. These, ‘tested 
qualitatively, give a strong reaction for phosphate. Typical glauco- 
nite grains, somewhat magnified, are shown in Plate IV (p. 6). 

The quartz grains are generally irregular, angular, or subangular, 
though some of the larger grains (40 to 20 mesh) are rounded. 


SUMMARY. 


Composite samples, so prepared as to represent the principal beds 
of commercial thickness at each of the localities drilled, were washed, 
and the residues were magnetically separated and sized. Some 
greensand was relatively free from clay or mud, but on the average 
it contained about 20 per cent of such material. Glauconite grains 
form nearly 92 per cent of two of the beds, but the general average is 
73 per cent for the beds examined. The most common size for the 
glauconite grains is from 20 to 60 mesh. ‘Their shapes are generally 
irregular and suggest mechanical aggregation. 


CHEMICAL ANALYSES OF GREENSAND. 
CHARACTER AND NUMBER OF ANALYSES. 
The character and number of analyses and determinations made in 


the chemical laboratory of the United States Geological Survey in 
connection with the present investigation are shown below. The 
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potash determinations were all made by the method described by 
Hicks and Bailey.” 


Analyses and determinations of greensand, etc. 


Number of 
Character of work. determina- 

tions. 
Total K;O in individual original samples..-....---..-.-..--.----..----- Я “=з 128 
Total KO in combined or prepared sam 17 
Water soluble K2O in original samples. ... = A 18 
t'aganiudividuakonconmbined samples... а Моа 2016.2. NO, ИБИС А. 15 
quor ALVICUAL OF combined saumples.--.. о ананан е denter азаа a 13 
CORMAN vids smmolest 2-2 аро see E EE S TES peat V TIR EEE 2 
MOISCUTAGOLOL UMMA ONS aie ipa sudor anu rur nuam dni Pt Un ТУГАЕ < 5% oils deta acide 2 OBE РАР | E 
15 
110 
327 


The total potash content of the individual original samples has been 
given in the logs of the respective borings. It has furnished the basis 
of the computations and estimates already presented. The density 
and moisture content of the greensand have also been utilized in 
these computations and estimates. Some reference has also been 
made to the determinations of CaO, P,O;, and СО, Other features 
of the investigation are described below. 


COMPOSITION OF GREENSAND, 


Numerous analyses of greensand samples from different parts of 
New Jersey are given by Cook.® Four of them, which relate to locali- 
ties near those sampled in the present investigation, are given in the 


following table: 
Analyses of greensand. 


ЖОШО HON E С cle ngucna bse fab IENE 
Sulphuric acid... .. 
Silicic acid . ....... 


Magnesia. eu. dnm rene 

Oxide of iron and alumina. 
lumina a ihkas. onu eni els 

Oxides ofiron..... 

WVOLOE, cad cs CEP] УТ Рр CM ge "er pi. 41.3 ORE CSL A 


1. “Upper marl bed" (Manasquan) frora Joshua Forsyth's place near Pemberton; green marl, an 
average specimen. Cook, G. H., op. cit., p. 435. 
Pee GC s marl bed’ (Hornerstown), from the Pemberton Marl Co., sent by J. C. Gaskillas an average. 

em, p. 434. 
3. “Middle marl bed?’ (Hornerstown), from pits of West Jersey Marl & Transportation Co.; average of 
the whole bed dug. Idem, p. 437. 

4. “Lower marl bed" (probably Hornerstown rather than Navesink) from farm of Jesse Lippincott, 
wo c arae Creek, Gloucester County; апа average of the green marl of this neighborhood. Idem, 
р. 


65 Hicks, W. B., and Bailey, R. K., Methods of analysis of greensand: U. S. Geol. Survey Bull. 660, pp. 
51-58, 1918. 
66 Cook, С. H., The geology of New Jersey, pp. 417-441, 1868. 
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Much time has elapsed since the publication of Cook’s work, and 
there have been changes in methods of analysis, so that it was thought 
desirable as a check to make a few complete analyses of greensand 
samples taken in the present investigation. Four samples were ac- 
cordingly selected, the analyses of which are given in the following 
table: 


Analyses of greensand. 


[R. К. Bailey, analyst. For organic matter see p. 180.) 


M-119 | M-99 | M-52 | M-15 | м-п9 | м-% | м-52 | мав 
68.90 | 50.74 | 51.83 | 50.32 0.8] 153| 0.76} 0.22 
8.91-| 17.36| 17.15 | 18.38 1,00] '.88  ..36 .15 
1.52 |. 3.34] 2.93] 3.02 L05| LT79| .31 .M 
3.52| 1.98| 6.23 | 7.58 7.68 | 9.08 | 9.08 | 858 
IRTO aN) MT у 59 .65 : 
1.90) 3.76 | 3.60 3.82 100.96 | 99.95 | 100.12 | 100.89 
3.56 | 6.68] 6.60| 7.88 | 


M-119. Manasquan marl from hole 17, locality 96, between Birmingham and Pemberton. (See р. 86.) 
M-99. Hornerstown marl from hole 15, locality 62, Elmwood Road. (Seep. 70.) 

M-52. Hornerstown marl from hole 10, locality 35, Sewell. (See Ф. 49.) 
M-15. Hornerstown marlfrom hole 6, locality 13, Woodstown. (бее р. 32.) 


Although the localities from which the Cook samples were taken 
are not definitely known the respective materials represented by the 
two sets of analyses may perhaps be regarded as fairly comparable. 
Certain differences, however, deserve mention. 

The potash content of Cook’s samples 2, 3, and 4 seems at first 
sight to agree fairly well with that of samples M-99, M-52 and M-15, 
though it is somewhat lower. It does not appear, however, that 
Na,O was separately determined in the Cook samples. This substance 
is therefore probably included in the figure for potash. Further, as 
pointed out by Hicks and Bailey, * the methods employed in the anal- 
yses cited by Cook would tend to give too low a value for the potash. 
Thus the semblance of agreement in potash content in the two sets 
of analyses is accidental. 

The silica content of the six samples cited in the preceding para- 
graph is fairly accordant, as is also the content of the combined 
oxides of iron. The other constituents show a greater degree of 
variation. 

Sample 1 of the Cook set and sample M—119, both of which repre- 
sent Manasquan marl, show considerably less potash than the other 
samples, though sample 1 is apparently of better grade than sample 
M-119, as shown by its lower content of silica as well as by its higher 
indicated content of potash. The high silica content of both these 
samples is probably due to a greater admixture of quartz grains in 
the marl. 

The percentages ої CaO, P,O,, and CO, indicate that only small 
quantities of the carbonate and phosphate of lime are present in the 


‘7 Hicks, W. B., and Bailey, R. K., op. cit., p. 52. 


Ф 
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better-grade marls. Some of the P,O, is doubtless combined with 
iron instead of with lime, for the mineral vivianite occurs at a number 
of the localities sampled. 

Some of the iron is probably present in the form of sulphides or 
sulphates, as indicated by the sulphuric acid of the Cook samples and 
by the “irony water" noted at many wells. 


COMPOSITION OF PRODUCTS OF WET SEPARATION. 


In the section on mechanical analyses of greensand (p. 117) it is 
suggested that much of the claylike material so abundant in some 
beds of greensand is really composed of finely comminuted glauconite 
grains. Four analyses were therefore made for the purpose of com- 
paring the chemical composition of the products of wet separation ` 
and of unaltered greensand. The samples used were some of those 
prepared for mechanical analysis. (See p. 118. Each represents 
high-grade Hornerstown marl. The chemical analyses are given in 
the following table: 


Composition of products of wet separation. 


[R. К. Bailey, analyst.] 


G-13B G-13B 
ч G-13A G-13A 
1-7А. p TB | (соате! (fine G-7A ун (coarse | “ine 
(coarse (ine residue wash- (coarse (ûne residue Wash- 
residue, ee Elm- ” ee residue, у ы Elm-' Ree 
Sewell). Sewell). Eeg E Sewell). Sewell). Ran оо, 
1 oad). t "F Road). 


49.30 | 49.50 43.70 


16.33 | 18.27 15. 50 10 2.48 .30 4.04 

2. 61 3.03 2.54 28 64 1.09 а 

8.92 6.52 11.10 8.70 9, 22 8. 98 10. 80 
+72 ЫТ. 3.48 = 

3.44 3.78 2.99 100.88 | 100.76 | 100.87 | 100.98 


a No material left for determination of P2Os. 


These analyses appear to justify the view that the fine or claylike 
constituents of the greensand marl have practically the same com- 
position as the coarser constituents and that much of the fine ma- 
terial is finely comminuted or amorphous glauconite. When these 
samples are compared with each other or with samples М—99, M—52, 
and M-15 of the previous table certain variations appear, but the 
quantities of the respective constituents are of the same order. 


POTASH CONTENT OF THE FINES. 


Although it was impracticable to make extended analyses of all 
the samples of fines obtained by washing (see p. 118), the potash 
content of each was determined because of its possible bearing on 
the treatment of the marl in commercial operations. If the fines 
should prove decidedly lower in potash content than either the 
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coarser residues or the unaltered marl it might pay to wash the marl 
before extracting the potash. In the preceding table the potash 
content of the fines is compared with that of the coarser residues. 
In the following table the potash content of the fines is compared 
with the average potash content of the unaltered greensand. (See 
p. 104.) Тһе discrepancy in thicknesses given for the beds in the 
two tables cited is due to a revision of stratigraphic data after the 
mechanical analyses were completed. The beds from which the 
fines were taken correspond in a general way, however, to those for 
which the average potash content is given. 


Potash content of fines and of unaltered greensand in per cent. 


[R. К. Bailey, analyst.] 


Gray marl. Green marl. Chocolate marl. 
Unal- ; Unal- Unal- Р 
Locality. tered. moa tered. Шш; tered. PS 


K;0. | Sample) куо, | к,0. | Sample) xo, | Ko. | SamPle| xo, 


Salou zeeverce: reris 6.19 | G-1B 4.73 7.19 | G-2B 6.47.|. donee a 
Woodstown............... 6.12| G-3B 5.27 7.58 | G-4B 7.04 6.69 | G-5B 5.16 
Sewell. ....... 6.09 | G-6B 6. 20 7.52 | G-7B 6.74 5.99 | G-8B 4.81 
БОЙТеТаа 6 SEN Soe ee Dee ec G-9B 6.23 7.85 | G-10B 7.26 6.32 | G-11B 5.50 
Elmwood Road. 6.01 | G-12B 4. 55 7.26 | G-13B 5. 73 6.32 | G-14B 3.14 


For the Manasquan marl in the Birmingham-Pemberton area the average of samples М-119, 121, 123, 124, 
and 125, weighted according to the thickness represented by each sample, was 3.7 per cent of potash, and 
the fines (sample G-15B) showed 2.89 per cent. 

In general the potash content of the fines, as shown in the above 
table, runs from about 0.1 to 1.5 per cent lower than in the unaltered 
greensand. At Sewell the fines of the gray marl contain 0.11 per 
cent more potash than the unaltered marl, but at Elmwood Road the 
fines of the chocolate marl contain 3.18 per cent less potash than the 
unaltered marl. As indicated in the table on page 118, the fines 
of representative samples from all the districts examined average 
19.5 per cent of the unaltered marl. 

Concentration of the marl by washing would undoubtedly in- 
crease the proportion of potash in the resulting residues. This 
gain would be offset, however, by a loss of potash in the fines so 
nearly equal that the expense of washing the material would not be 
justified. 
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COMPOSITION OF GLAUCONITE. 


Cayeux ** cites a group of analyses showing the chemical composi- 
tion of actual glauconite. The samples analyzed were all of recent 
material, mostly taken by the Challenger expedition. The analyses 
are presented in the following table. 


Chemical composition of recent glauconite. 


| 

1 2 3 4 5 6 7 
56. 62 50. 85 51. 80 55. 17 21. 14 46. 90 47.46 
12. 54 8. 92 8. 67 8.12 13. 02 4,06 1.53 
15. 63 24. 40 24,21 21.59 39. 93 27.09 30. 83. 
1.18 1. 66 1.54 1.95 1. 76 3.60 3.10 
1.69 1.26 1.27 1,34 1.19 ЗЛ ETFS vy, 
2.49 3.18 3.04 2.88 4. 62 .70 2.41 
2.52 4.21 3. 86 3.86 0.95 6.16 7.76 
.90 .25 .25 1" .27 0.62 T. 28 РР оК 
6.84 5.55 5.68 5. 76 10. 85 9.25 7.00 
100. 41 100. 23 100. 32 100. 39 100. 68 99. 24 100. 09 


1-5. From Challenger терогїз. 
Ted Agulhas Bank, Indian Ocean. Giimbel, C. W., К. bayer. Akad. Wiss. Sitzungsber., vol. 16, p. 417, 


7. Material from. Challenger office, described by L. W. Collet (Les dépóts marins: Encyclopédie scien- 
tifique, p. 167, Paris, 1908) as ‘‘the purest specimen of actual glauconite which has ever been found.” 

The noteworthy features of these analyses are the relatively high 
percentage of ferric iron as compared with ferrous iron, the rela- 
tively high alumina content, and the low or moderate potash content. 

Cayeux also cites а list of 23 analyses of glauconite from older 
sedimentary formations and shows, following other investigators, 
that these older glauconites, though still ferric, have greater per- 
centages of ferrous iron than the recent types. The analyses also 
show a considerable increase in the amount of potash and in some at 
least a diminution in the amount of alumina. Collet * remarks 
that “the glauconite which is forming to-day on the bottom of the 
sea is not the glauconite of sedimentary rocks, which certainly has 
undergone transformations that must be studied to understand the 
genesis of this interesting mineral.” These transformations doubt- 
less include the continuation of the process that he terms "elau- 
conitization," to which further reference is made on page 140. 

А group of analyses of glauconite from sedimentary rocks, some 
of which are identical with those given by Cayeux, are cited by 


8 Cayeux, Lucien, Introduction à étude pétrographique des roches sédimentaires: Mém. carte géol, 
France, pp. 242-244, Paris, 1916. 
6 Collet, L. W., op. cit., р. 168. 
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Dana.” Some of these, together with analyses of material collected 
in the present investigation, are given in the following table: 


Chemical composition of g.auconite from older sedimentary deposits. 


49. 76 49.09 | 50.58 49. 47 
16. 00 10.56 | 19.50 19. 46 
3.77 3. 06 2.96 3. 36 
8.18 15.21 6. 72 5, 59 
‚41 .55 .94 .60 
3.97 | 2.65 4. 10 3. 96 
7.57 6. 05 8. 26 8.04 
„52 1.21 .04 .16 
РЕР) a Se al МЕ чи ыны Ас ыу: -30 56 
11. 64 7.76 8. 54 | 


100. 00 


a For organic matter see p. 130. 

b Carbonates. 

1. Swir River, Russia. Kupffer, A., Jahresb. Chemie, 1870, р. 1307. 

2. Ontika, Russia. Kupffer, A., idem. 

3. Grodno Valley, Russia. Kupffer, A., idem. 

4, Havre, France. Haushofer, K., Jour. prakt. Chemie, vol. 102, p. 38, 1866. 

5. Antwerp, Belgium. Dewalque, F., Вос. géol. Belgique Annales, vol. 2, p. 8, 1875. 

6. Gozzo Island, Mediterranean Sea. Bamberger, E., Min. pet. Mitt., Төр» 271. | 

7. Ashgrove, near Elgin, Scotland. Heddle, M. F., Roy. Soc. Edinburgh Trans., vol. 29, p. 79, 1879. | 

G-7C. Sewell, N. J., Hornerstown marl, glauconite grains separated magnetically from the residues | 
of washed greensand. (бее рр: 118-119.) A 1 

G-13C. Elmwood Road, №. Ј., Hornerstown marl, glauconite grains separated magnetically from the | 
residues of washed greensand. (See pp. 118-119.) | 


The magnetic separation in the last two samples was very clear, | 
so that these samples represent material as nearly pure as it seems | 
possible to get by the method given. The potash content is distinctly 
higher than that of the other samples cited and is probably as high 
as could be expected from most New Jersey material. These 
analyses may therefore serve as a further check on the analyses of 
material from Eatontown given on page 97. By comparison with 
the unaltered green marl from Sewell and from Elmwood Road 
(see p. 104), from which these samples were respectively derived, it 
appears that by washing and magnetic separation the potash content | 
of the concentrate thus formed was increased about 0.7 per cent. 

The above table shows the general range and variety of composition | 


of the older glauconites. By comparison of these analyses with those 1 
of greensand given above and. with the potash content of the samples | 
taken in the several borings it will be seen that much of the New Jersey 

greensand is very nearly pure glauconite. Further discussion of 4 


the nature and origin of glauconite is given on pages 138-142. 
WATER-SOLUBLE POTASH. 


As the water solubility of potash in greensand has an important 
bearing on the use of that material as fertilizer or as an ingredient 
of prepared fertilizers, a number of analyses were made to determine 


10 Dana, J. D. and E. S., System of mineralogy, 6th ed., p. 463, 1892. 
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the amount of soluble potash in selected representative samples. 
The method employed was that given in Bulletin 107 of the Associ- 
ation of Official Agricultural Chemists. The following table shows 
both the total potash and the water-soluble potash of the samples: 


Total and water-soluble potash in greensand. 


[R. K. Bailey and E. Т. Erickson, analysts.) 


K0 (per cent). 
Sample No. Locality. 
"Total. Soluble. 
Told e ае. 2524 AREE LEES. ИЗ. BIO O 7.72 0. 06 
Hole 6, Woodstown... 7.88 ‚04 
Hole 8, Sewell.......- 1.62 Trace. 
кк: OL V ingle РАЗА 6.18 Trace. 
Hole ti, Somerdale. 7. 58 .02 
.| Hole 12, Somerdale.. 7.32 ‚02 
.| Hole 15, Elmwood Roa 6.68 .04 
.| Hole 16, Elmwood Road.. 6. 36 .06 
.| Hole ne near Birmingham 8.61 Faint trace. 
IONE VO chee ee te settee pte tate ДН Был 23 3.63 Trace. 
Hole 15, TAT BM DAM. ЕЕ МЕВ Баар 3.27 None. 
At eG a TR ЧИНА T а нои с MIEL ITI 2. 75 None. 
чеже. кЖк mn cen А н n АЁ epee ptt cce 1.83 None. 
Hole 19 XS ER URDU PETERET TC IQ TL Oe ae 4, 29 Trace. 
pains teer eerte 2. 99 Trace. 
sea [ag o a ЧО» caca cae yew sees 4, 61 "Trace. 
..| Locality 60, near Osage Sta 7.17 Trace, 
Locality 118, near Eatontown 7.09 Trace. 


From the above table it appears that the water-soluble potash 
content of greensand is very low. The greensand is thus generally 
regarded as unsuited for use in prepared fertilizers, though some of 
it has been used in fertilizer as a filler. 


ACID SOLUBILITY. 


No special tests of the solubility of greensand in acids were made, 
but greensand is said to be directly and slowly soluble in dilute acids 
(sulphuric, hydrochloric, or even acetic), so that the potash becomes 


available. 
SOLUBILITY AND AVAILABILITY. 


Although the availability of fertilizer ingredients is generally 
supposed to depend on their solubility, greensand appears to offer 
an exception to this rule. Its wide and beneficial use as a fertilizer 
in former years lends strong probability to the idea that its potash, 
though practically insoluble in water, is actually available for plant 
growth. Possibly the weak acids present in some soils or the local 
reaction between the greensand and the root activity of certain 
plants may bring about this condition. Experiments of True and 
Geise, of the United States Department of Agriculture, on the 
availability of potash in greensand have been described on pages 
113-115. 
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ORGANIC MATTER. 


In the analyses reported on pages 124 and 128 organic matter 
was inadvertently omitted. For the sake of completeness this was 
later determined for the four samples of greensand and for two of 
the magnetically separated samples of glauconite. In the determi- 
nations, which were made by E. T. Erickson in the laboratory of 
the United States Geological Survey, the sample was treated initially 
with dilute sulphuric acid with some boiling to eliminate inorganic 
carbon dioxide. Possibly a slight and negligible amount of organic 
matter escaped in this treatment. The residue was then heated 
nearly to the boiling point of an aggregate of about 50 per cent 
H,SO, and 10 per cent Cr,O, The following determinations of 
organie carbon were calculated from the carbon dioxide recovered 
from this procedure: 


Organic carbon in samples of greensand and glauconite from New Jersey. 


Greensand: Per cent. 
NAC Жылгын» шалта г-у rade MES са ра ORT ADE uU EU 0. 07 
Ire pe SE "ө cae "үс, ARUM cito d AGENS A Se >, 24 
Мед SS ae ese te gh CR ERIS correla e OE tse ES 10 
AEST reds aT еме с. жеу are vie ota ela ratte ee ee 21 

Glauconite: 

ООо наил 4h See GRE ОРОКЕ: 10 
СЕТО ur поно da Le «t - EOE BEES 09 


Mr. Erickson states that for stabilized organic matter—that is, 
organie matter not of recent origin—the hydrogen content may be 
considered as considerably less than the corresponding amounts of 
carbon and very likely not over one-fifth of that of the organie 
carbon. The total organic matter for each sample is therefore, 
roughly, not much greater than the quantity of carbon indicated for 
it—probably not more than one-fifth greater. 

It is worthy of note that for two of the greensand samples the 
quantity of organic matter present is practically identical with that 
of the two samples of pure glauconite and that for the other two 
samples of greensand the quantity of organic matter is still very 
small. 

The bearing of organic matter upon the formation of glauconite is 
discussed on pages 140-141. 


PHOSPHORIC ACID AND LIME. 


As the investigation dealt chiefly with potash, little attention was 
devoted to phosphoric acid and lime, but some analyses were made 
as & check on earlier determinations and because of the agricultural 
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importance of these substances in the marl. Cook” emphasized the 
importance of the phosphoric acid in these words: 

Phosphoric acid is the most valuable constituent of the whole. Indeed, it may be 
asserted as a general truth, that the greensand marls may be valued just in proportion 
to the percentage of this acid they contain. 

In that day the effect of potash on plant growth was just beginning 
to be realized. In the light of the experiments of True and Geise it 
now seems probable that the potash in the marl is sufficiently avail- 
able to have agricultural importance at least equal to that of the 
phosphoric acid. 

The average phosphoric acid content of New Jersey greensand 
marls as shown by 130 analyses given by Cook” is 1.78 per cent. 
Similarly the average lime content derived from 105 of Cook’s analy- 
ses is 2.25 percent. The highest individual percentage of phosphoric 
acid cited by him was 6.87 in a sample from the upper marl (Manas- 
quan) from Poplar. The highest percentage of lime (not counting 
that reported as carbonate) was 15.19 in a sample from the lower 
bed (Navesink) from Holmdel. 

Fairly recent analyses cited on pages 95, 96, and 98 give 0.907 per 
cent of phosphoric acid as the average of ten samples of Navesink marl 
from the Marlboro district, 0.96 per cent as the average of three sam- 
ples of Hornerstown marl from Freehold, and 1.16 per cent as the 
average of seven samples of Manasquan marl from Farmingdale. 

Analyses of three composite samples of Manasquan marl from the 
Birmingham-Pemberton district, made in connection with the present 
investigation and given on page 88, show from 1.37 to 3.58 per cent 
of phosphoric acid and from 1.53 to 3.86 per cent of lime. Addi- 
tional analyses of selected individual or composite samples from the 
Hornerstown and Navesink marls are given in the following table: 


Lime and phosphoric acid in selected samples of marl. 
[R. К. Bailey and Е. T. Erickson, analysts.] 


Sample No. Locality. Formation. Сао P205 
Per cent. | Per cent. 
EROS Ба LEANER 2.97 0. 68 
Hole 6, Woodstown 60 „25 
Hole 9, Sewell...... 07 Trace. 
Hole 10, Sewell 52 soi 
.| West Jer: у Marl & Transportation Со.?з pit, 2 
РРЦ -...| Navesink(?)... .20 Trace 
eter dio Же сыну sie .| Hornerstown. 1.49 .38 
Hele 15 Somerdale. athe Баз doma 17 mui 
esee (кт Ачу А реч а --| Navesink (?)...... .08 15 
М нй 15, Elmwood Gad). е lise asap Hornerstown...... 2.86 1.79 
к. Atlantic Potash Ооз pit, Marlton............. 3 1.84 1.24 
и пол se car Coplay Cement Со.?з pit, near Osage.......... None. .33 
МЕР Ae a Eastern Potash Corporation’ s ground, near None. 26 
Eatontown. "p" s 
. o 


a Composite sample of one-third each of M-15, M-16, qua М-17. 
b Composite sample of one-half each of M-78 and M-79 


T! Cook, G. H., op. cit., pp. 453-454, 
12 Idem, рр. 417-441. 
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'The phosphoric acid and lime content of the three principal marl 
beds in New Jersey is relatively low, but the Manasquan marl has а 
greater proportion of these substances than the other two beds. On 
the other hand, as previously noted, it is poorer in potash. 


ACCOMPANYING WATER. 


At many localities the marl beds contain water, especially in the 
southwestern part of the State, where the elevations are generally 
lower than in the northeastern part. Much of the water has an un- 
pleasant taste of iron or is slightly sulphureted and is unsuited for 
drinking. One sample of about 2 quarts was collected for analysis 
at Woodstown. А number of samples of marl collected. wet were 
thought to contain sufficient water, singly or as composites, for 
analysis. Тһе waters, however, proved insufficient тог this purpose. 
Probably a gallon of each sample would be required for complete 
analyses. 

By combining the supernatant water from 11 samples (М-08 to 
M-108 inclusive) from hole 15 and similarly the water from 10 sam- 
ples (M-109 to M-118 inclusive) from hole 16, both at Elmwood 
Road, sufficient liquid was obtained for partial analyses, which repre- 
sent the waters from these holes. The analyses of these composite 
samples and of sample 24 from hole 7, at Woodstown, are given in 
the following table. Only four of the more important substances 
were determined in each sample. 


Partial analyses of water samples from New Jersey greensand. 
4 


[R. K. Bailey, analyst.] 


Hole 15, | Hole 16 
Еш... | Elm.’ | Hole, 
wood wood. TORT 
Road. Road, А 


Per cent. | Per cent. | Per cent. 
0. 029) 0. 0. 0088 


I9 tato ciu E CL OTRO 0265 

BIOs cus 19. 10 11.37 8.32 
Ca.... 21. 40) 21.07 38. 10 
Na. 8. 23 9.85 18. 20 
КИЕ 8.88 3. 80 5.97 
Undetermined. 47, 94 54. 41 34. 41 


100. 00 100. 00 100, 00 


The percentages of soluble salts in these waters are so small that 
the apparently substantial amounts of potassium correspond respect- 
ively to 9.6, 10, and 5.2 parts per million. This is probably far below 
the saturation point for potassium, for in the table showing percent- 
ages of water-soluble potash (p. 129) the content of potash, so far as 
given, ranges from 0.02 to 0.06 per cent K,O, equivalent to about 
0.018 to 0.05 per cent potassium. These percentages correspond 
respectively to 180 and 500 parts per million. 
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In laboratory determinations of water-soluble potash it is custom- 
ary to boil the material in water for perhaps half an hour to pro- 
duce the solution, whereas in the ground solution takes place at a 
much lower temperature and hence much more slowly. On the 
other hand, the water which percolates slowly through the beds has 
the advantage of long-continued contact with the greensand. 

The disparity between the amount of potassium present and the 
amount required for saturation suggests that potassium is being 
withdrawn from solution. The silica, lime, and soda and the rela- 
tively large percentage of undetermined substances suggest that the 
other constituents of glauconite may be present in sufficient quantity 
to unite with potassium to form glauconite and that this action may 
be the cause of the withdrawal of potassium from solution. 

That other substances are formed as well is shown by the occur- 
rence here and there of vivianite, marcasite, iron carbonate, and 
phosphatic nodules. 

Solution and deposition are processes that have doubtless been 
going on within the marl beds at different places at the same time 
or at the same place at different times. The present composition of 
the waters represents the balance between the two sets of conditions 
at the time of sampling. 


ENRICHMENT. 
POTASH. 


Cook ® states that “the best marls will always be found below 
the natural drainage of the country, or at least where they have 
never drained out to dryness.” This statement does not seem to be 
borne out by the present investigation. In the table summarizing 
the field data obtained in the borings (p. 104) the thickness and 
potash content of each of the principal marl beds are given for each 
locality. The green and chocolate marl beds were in large part or 
entirely below the water table in four of the five localities. At the 
Somerdale borings, however, all the marl beds were above the water 
table and were practically dry, yet the potash content of each of the 
two beds represented (the uppermost bed had been eroded) was 
comparable to that of the corresponding beds at the other localities. 
For example, the green marl at Somerdale contained slightly less 
potash than that at Sewell and Woodstown but more than that at 
Salem and Elmwood Road. 

The borings show that the green marl averages 1.1 to 1.28 per cent 
more in potash content than the other two beds. This difference 
appears to be due, in part at least, to its relatively less admixture of 
quartz. This is shown on the table on page 119, where the results 


1: Cook, G. H., op. cit., p. 464. 
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of the magnetic separation of residues are given. Thus it is probably 
in the main a feature of original bedding rather than of subsequent 
enrichment. The green marl is usually distinct lithologically from 
the overlying or underlying bed. This again is probably a feature 
of original bedding. 

At some localities, however, notably at Sewell (see pp. 47-52), 
there is clear evidence of leaching and oxidation of the upper part 
of the marl and consequent impoverishment in potash. Although 
the marl beneath has a distinctly higher potash content it is not 
clear that this is due to enrichment rather than to original deposi- 
tion. At the Somerdale borings (pp. 7, 61—64) the Hornerstown marl 
has been in part eroded and is overlain by reworked marl of Quater- 
nary age. This reworked material is distinctly oxidized and contains 
less potash than the uneroded marl beneath, but this uneroded marl, 
which is part of the green bed, is not unduly high in potash. 

Without doubt potash is locally being leached from the marl 
and is passing into solution. With little doubt, too, as suggested 
above, it is being abstracted from solution, but there seems to be no 
readily distinguishable zone of enrichment unless the green marl bed 
may be so considered. With regard to what becomes of this potash 
the following tentative suggestions are worthy of attention: 

1. Clay, which is believed to have an important share in the 
formation of glauconite (see section on nature and origin of glau- 
conite, pp. 138-142), was probably abundant in the original muds 
from which the glauconite was formed—witness the alumina present 
in all the analyses of glauconite and greensand cited above. It was 
probably more abundant in some beds than others. Thus the green 
marl bed with less quartz probably had a larger proportion of clay. 

2. When the marl beds became part of the land area and were 
subjected to the action of meteoric waters the processes of oxida- 
tion and leaching of certain layers began. Some potash with other 
constituents went into solution and circulated through the marl 
beds. The potash-bearing solutions reacted with the clay to form 
new glauconite, and the action was more pronounced in the more 
clayey layers—for example, the green marl bed. Some of the new 
glauconite formed additions to existing grains, but some of it formed 
amorphous or colloidal glauconite such as that which now con- 
stitutes so marked a feature of certain beds. 

3. The difference in potash content between the recent glau- 
conites and older glauconites shown in the tables on pages 127-128 
has significance in this connection, as does the remark of Collet 
cited with those tables. Itseems quite possible that the development 
of glauconite begun in muds offshore may have continued by the 
process outlined above and may thus have enriched the undisturbed 
marl beds, through which the waters circulated. 
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4. The changes of level to which the marl beds, together with the 
entire Coastal Plain, have been subjected have permitted all the 
marl beds, even those that now lie above the water table, to be sub- 
jected to the action of ground water for protracted periods. 


OTHER SUBSTANCES. 


Iron carbonate, somewhat phosphatic, forms the hard, stony layer 
at the base of the Hornerstown marl at hole 7, at Woodstown, and 
probably also forms part of certain nodules and casts that are 
strongly phosphatic. The stony layer is localized at a horizon that 
is thought to mark the boundary between two formations. The 
nodules and casts are distributed rather irregularly. All bear 
witness to the activities of solution and deposition in the circulating 
waters. 

Ironstone, or sedimentary material cemented by oxide of iron, 
occurs at many places and at a number of horizons—for example, at 
the pit of the R. S. Ryan Co. near Medford. Неге it occurs along 
the contact between the Hornerstown marl and the overlying Qua- 
ternary gravels. (See p. 80.) This material also bears witness to 
the activities of ground water. It is locally of sufficient abundance 
to be quarried as stone. 


STRATIGRAPHIC NOTES. 


Southwest of Sykesville, in Burlington County, two broad lithologic 
units are present—an upper formation, predominately green to 
greenish black, and a lower formation, brown to brownish black, the 
so-called chocolate marl. The contact between the two formations 
is well defined and usually marked by the presence of sand or gravel 
grains near the base of the green formation. Locally a water-bearing 
gravel bed, shells, or an indurated layer occur at the contact. This 
contact would be a convenient lithologic boundary for the Navesink 
and Hornerstown marls and is tentatively so considered in this 
paper. A single cast thought by T. W. Stanton to be that of 
Oucullaea vulgaris, a wide-ranging form but common in the Horners- 
town, was taken from a gravel bed at this contact at Elmwood 
Road. (See Pl. X, hole 16.) It suggests that the Hornerstown 
includes all of the green formation at that locality. 

This gravel bed and the sand and gravel grains elsewhere at the 
contact may represent the southwestern continuation of the Redbank 
sand. The stratigraphic features of the combined Hornerstown and. 
Navesink marls at the different borings are shown in Plate X. 

The Navesink grades downward into the Mount Laurel but 
appears to rest on a fairly uniform surface at each of the localities 
drilled, except at Woodstown and Sewell, where variations of about 
4 and 5 feet, respectively, in distances of 330 and 375 feet down the 
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dip were observed. These figures would indicate a dip of 64 and 80 
feet to the mile, respectively, at these localities, whereas the average 
calculated by Knapp, as previously stated, is only 33 feet. This 
apparently greater local dip may prove to be more widespread, or it 
may indicate local current scour in the Mount Laurel sands prior to 
the deposition of the Navesink. 

The thickness of the Navesink is about 28 feet at Elmwood Road, 
23 feet at Somerdale, 174 feet at Sewell, 14 feet at Woodstown, and 
2 feet (2) at Salem. At Salem there is no very clear basis for dis- 
tinction between the Navesink and Hornerstown. The shell bed 
with rice gravel at the base appears to be Navesink, but the marl 
above in quality and appearance suggests Hornerstown rather than 
Navesink. At Sewell a depression in the top of the formation 
corresponding to that in which the base lies was observed. At 
Woodstown a depression of 5 feet was found in a distance of 875 
feet along the strike, together with a total observed variation of 9 
feet in thickness at the three holes. These features, together with 
the scant representation of the formation at Salem, may indicate 
local erosion of the upper beds by current scour or otherwise. On 
the other hand, at several of the holes the upper beds of the forma- 
tion show a transition interval of 6 inches to several feet in which 
streaks of green material are intermingled with the brown. 

In general the Navesink marl is more clayey at the top, less clayey 
and correspondingly more glauconitic in the middle, and more sandy 
near the base. The less clayey portions slump easily and tend to run 
like quicksand. At Woodstown a water-bearing gravelly layer was 
encountered at hole 7, which was not represented at holes 5 and 6. 
At Sewell a hard sandy layer with vivianite was found in hole 10 
which did not occur at corresponding depth in holes 8 and 9, though 
in these an increasing proportion of quartz sand was noticed. At 
Somerdale the intermingling of brown and green material was present 
throughout the formation. 

The basal features of the Hornerstown marl have been mentioned 
in connection with the description of the Navesink. The top of the 
formation, as represented by the Terebratula-bearing bed, was found 
in only one of the holes. Elsewhere portions of the Hornerstown 
had been eroded. Nevertheless the measurements show that this 
formation maintains or even increases its thickness toward the 
southwest. For example, at Elmwood Road, where the Terebratula- 
bearing bed is present, the thickness is 17 feet 7 inches. At Somer- 
dale the formation is considerably eroded, but from 6 to 11 feet 
remains. At Sewell the maximum thickness measured is nearly 
22 feet, at Woodstown 27 feet, and at Salem 21 feet. 

In general, the Hornerstown marl as observed in these borings is 
more clayey and lighter in color in the upper part and more glauco- 
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nitic and darker below. Near the base sand and gravel grains and 
locally even tiny pebbles appear. Local variations may be noted. 
For example, at. Woodstown a stony layer about 6 inches thick, some- 
what phosphatic and containing much iron carbonate, occurs at the 
base in hole 7 but is not found in holes 5 and 6. Similarly, at Woods- 
town shells were present at the base in holes 5 and 7 but absent in 
hole 6. At Sewell a light-green clayey bed 4 feet thick at hole 8 is 
only 6 inches thick 375 feet away at hole 10. Other variations in 
color and texture were noted at different localities and at different 
holes in the same locality. 

The three holes bored in the Manasquan marl near Pemberton were 
not deep enough to pass through the formation, but they showed 
some variations in character and thickness of the marl. The upper- 
most member, a relatively light colored sandy clay with compara- 
tively little glauconite, was 3 feet thick at the first hole and more than 

«14 feet thick at the second, only 330 feet distant. The lower, dark- 
green glauconitic member was more than 9 feet thick at the first hole 
and less than 3 feet thick at the second. At the third hole, which 
was nearly. a mile and a half away, only the dark-greenish member 
was exposed, more than 15 feet thick. 

These irregularities in the greensand beds suggest that their accu- 
mulation did not take place entirely beyond the range of wave and 
current action. 


CONDITIONS OF SEDIMENTATION. 


The bedding of the greensand, as previously noted, is generally 
regular, so far as observed. Some beds show a fine lamination. 
There is more or less alternation of clayey layers with more glauco- 
nitic beds. Quartz grains, generally angular or subangular rather 
than rounded, are distributed somewhat unevenly throughout the 
glauconite beds. The sizes of the quartz grains agree in a general 
way with those of the glauconite, but the preponderance of the 
40 and 60-mesh grains is less marked. The specific gravity of 
glauconite is slightly less than that of quartz, so that under the same 
conditions of sedimentation the glauconite grains might be expected 
to have a somewhat greater average size. 

The distribution of the quartz grains indicates a generally steady 
but slow influx of land-derived material from which the more soluble 
rock fragments had largely been removed. The presence of the clay 
and glauconitic mud included with the greensand indicates generally 
quiet waters. The maintenance of these conditions long enough to 
build up such an extensive and relatively thick deposit suggests a 
slow subsidence of the bottom on which the deposits were accu- 
mulating or & gradual transgression of the sea upon the land. The 

886259—22——10 


188 POTASH IN THE GREENSANDS OF NEW JERSEY. 


Vincentown and Redbank sands indicate that the glauconite-forming 
agencies were at times interrupted or impeded. by reversal of condi- 
tions, the sea retreating or becoming shallower during the epoch of 
their formation. Minor reversals or oscillations of conditions during 
the deposition of the greensand are indicated by the presence of the 
sandy or gravelly layers described above. 

'The local variations in the thickness of the supposed Navesink marl 
previously mentioned suggest that from time to time the generally 
quiet bottom conditions were disturbed by oceanic currents or by 
waves. 

А rather abundant and varied life inhabited the waters in which the 
greensand beds were being deposited, as shown by the shells and other 
types of fossils that have been recovered from the marl beds. Lists of 
these fossils are given by Clark" and Weller. These animals fur- 
nished by their decay the organic matter generally supposed to be 
necessary for the formation of glauconite. . 

According to Murray and Renard,” glauconite forms most abund- 
antly at about the lower limits of wave, tide and current action, in 
the neighborhood of what may be called the mud line—that is, at 
about 200 to 300 fathoms. The temperature of the ocean at these 
depths off Sandy Hook is between 40° and 45° F. If, as seems prob- 
able, the conditions of the formation of glauconite in Cretaceous time 
were similar to those of to-day the depth of the sea water over New 
Jersey in the Navesink and Hornerstown epochs was 1,200 to 1,800 


feet. \ 
NATURE AND ORIGIN ОЕ GLAUCONITE. 


Glauconite is a constituent of various marine sediments now forming 
along the shores of the continents, usually at depths greater than 600 
feet, but ranging from about 300 feet to somewhat more than 2 miles, 
It is not formed in the deeper parts of the ocean, except from acci- 
dental causes, nor along coasts where great rivers, such as the Amazon, 
bring large quantities of sediment into the sea. It is associated 
chiefly with greensands and green muds, though present in blue muds, 
volcanic muds, and some of the oozes; and it is widely distributed in 
the Atlantic, Pacific, and Indian oceans and the Mediterranean Sea. 
Glauconite is also widely distributed in time, having been formed in 
all the great geologic periods. 

The chemical and mineral composition of glauconite is variable, 
though part of the apparent variation may be due to the difficulty 
of procuring pure material for examination and analysis. There is 


“Clark, W. B., A preliminary report on the Cretaceous and Tertiary formations of New Jersey: New 
Jersey Geol. Survey Ann. Rept. for 1892, pp, 169-239, 1893. 
т Weller, Stuart, Upper Cretaceousformationsand faunas of New Jersey: New Jersey Geol. Survey: Ann. 


Rept. for 1904, pp. 145-160, 1905. 
16 Murray, John, and Renard, A. F., Challenger Rept., Deep-Sea deposits, p. 383, diagram 2, 1891. 
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some doubt whether the mineral is really a definite substance. It is 
also thought that glauconite may include members of a series of 
minerals, in the same manner as the chlorites and micas.” Glauco- 
nite is essentially a hydrous silicate of iron and potassium and, ac- 
cording to Clarke,” probably has when pure the composition repre- 
sented by the formula Fe’’’KSi,O,.aq., in which some iron is re- 
placed by aluminum, and other bases partly replace K. Thus it 
should contain about 13 per cent of potash.? The analyses show, 
however, that the potash is practically always partly replaced so that 
it rarely exceeds 7.50 to 8 per cent. Dana* gives the hardness of 
glauconite as 2 and its specific gravity as 2.29-2.35. It is usually 
amorphous and has a granular texture. 

Glauconite occurs chiefly in tiny irregular botryoidal or rounded 
grains, some of which appear to be casts of foraminiferal or other cal- 
careous shells. The greater number, however, show no direct rela- 
tion to foraminiferal form. Many of the grains are worn and have 
evidently been transported and redeposited. Cayeux* describes and 
figures a type of grain relatively rare, in which a thin superficial coat- 
ing with radial structure, visible only in thin sections with strong 
magnification, wasobserved. Collet suggests that these coatings may 
represent glauconitic pseudomorphs after the calcite of foraminiferal 
shells. Another type of grain described by Lacroix** and relatively 
rareis thought to be crystalline and monoclinic. It is strongly pleo- 
chroic, has a well-recognized cleavage, and under crossed nicols in 
polarized: light extinguishes parallel to the cleavage. Still another 
type, called by Cayeux pigmentary glauconite, stains the cement of 
consolidated sediments and forms coatings on grains of other minerals 
or fillings in the cracks of minerals such as feldspar. 

A number of microscope slides were made showing thin sections of 
glauconite and of some of the associated mineral grains of different 
sizes from the New. Jersey borings of the present investigation. The 
noteworthy features of the glauconite, as shown in these sections, 
are (1) the absence of concentric or radio-fibrous structure; (2) the 
absence of any skeleton or core of other mineral matter; and (3) a 
uniform or nearly uniform aggregate structure of tiny crystalline 
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flakes, which, in polarized light, show an aggregate polarization 
without general extinction. (See Pl. IV, p. 6.) 

The absence of skeleton or core is in distinct contradiction to the 
idea of Hart* that glauconite “consists of a core, which is apparently 
pure silica, and a covering layer of glauconite containing apparently 
no, or very little, silica." 

Some grains, presumably those described on page 122 as having a 
platy structure or cleavage, show these features with parallel extine- 
tion in thin sections and are pleochroic. These may prove to be 
crystalline glauconite like that described by Lacroix. A grain of 
feldspar, in which flakes of glauconite had evidently been formed in 
cracks, was observed in one of the sections. The glauconite was 
apparently fresh and relatively pure and free from alteration. A few 
grains, however, showed encroachment of iron sulphide. The seed- 
like or capsule-shaped grains are isotropic. They are phosphatic 
and contain numerous tiny black particles that may be magnetite. 
Some of them contain grains of green glauconite. 

The origin of glauconite is still imperfectly understood. According 
to Murray and Кепага,85 organic matter inclosed in the shells and 
present in the mud itself transforms the iron in the mud into sulphide, 
which may be oxidized into hydrate, sulphur being at the same time 
liberated. The sulphur becomes oxidized into sulphuric acid, which 
decomposes the fine clay, setting free colloid silica, alumina being 
removed in solution. Тһе colloid silica and hydroxide of iron are 
in a condition most favorable for their combination, and in the pres- 
ence of potash salts in sea water these substances form glauconite. 
Collet suggests in modification of these views three stages for which 
hecites evidence—(1) the formation of gray casts composed exclusively 
of clay; (2) the formation of brown casts of different shades repre- 
senting different stages in the replacement of clay by peroxide of 
iron, no potash being present; (3) 'glauconitization," the introduc- 
tion of potash and probably also of the water of constitution. 

Murray and Renard*' regard it as improbable that any minute 
grains of glauconite are formed in a free state in the mud. They think 
that this mineral is formed in the cavities of calcareous organisms, 
though they admit that some grains appear to be highly altered frag- 
ments of ancient rocks or coatings of glauconite on these rock frag- 
ments. They state that shells are broken by the swelling out or 
growth of the glauconite and that subsequently the isolated cast 
becomes the center upon which new additions of the same substance 
take place, the grain enlarging and becoming more rounded in a 


и Hart, Edward, Glauconite or greensand: Am. Chem. Soc. Jour., vol. 39, p. 1919, September, 1917, 
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more or less irregular manner, as in the formation of concretionary 
substances. Although the irregularities of shape and the general 
scarcity of grains with definite foraminiferal form may perhaps be 
explained in this way, the coatings and accretionary layers noted 
suggest that other modes of origin besides that within calcareous 
shells may be important. 

Cayeux ** cites a variety of evidence to show that organic matter is 
not essential to the origin of glauconite grains. He ascribes an 
important share in their genesis to the so-called pigmentary glaucon- 
ite, and shows that grains of glauconite have originated or have 
continued to increase in size after all the elements of the accompany- 
ing sediments were in place as in a consolidated deposit. Не соп- 
cludes that organic matter may be more often the primordial condition 
of the production of glauconite, but that it is very certain in many 
places that organic matter has had no part in the genesis of this 
mineral. 

Collet 8 also recognizes the important part that pigmentary 
glauconite may play in the origin of glauconite grains and adds that 
the absence of cement in microscopie sections of glauconite may be 
explained by the fact that both the glauconite grains and the glau- 
conitic cement are cryptocrystalline and composed of particles 
differently oriented so that suture lines would be masked. 

On page 126 the fine material washed from composite samples of 
New Jersey greensand beds is shown to contain approximately 3 to 7 
per cent of potash. It consists largely of greenish to yellowish 
colloidal matter that may be classed as pigmentary glauconite. 
It may be part of the original deposit, in which for some reason 
grains of glauconite did not develop, or it may have originated by 
mechanical wear or disintegration of previously existing grains. 
It may, however, have been formed by the chemical action of the 
circulating waters upon clay in the marl. Possibly grains of glaucon- 
ite may be forming in it to-day, but of this no direct evidence was 
observed. 

With reference to celadonite, a mineral closely related in composi- 
tion to glauconite, Clarke?" remarks: 

Tf, now, we assume that celadonite and glauconite are at bottom the same ferri- 
potassic silicate, differing only in their impurities, we may begin to see that the several 
modes of its formation are not absolutely different after all. Probably, in all their 
occurrences, the final reaction is the same, namely, the absorption of potassium and sol- 
uble silica by colloidal ferric hydroxide. In the ocean these materials are prepared 
by the action of decaying animal matter upon ferruginous clays and fragments of potas- 
sium-bearing silicates. In the sedimentary rocks, where glauconite appears as a late 


88 Cayeux, Lucien, op. cit., pp. 176-184. 
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product, the action of percolating waters upon the hydroxide would account for its 
formation. In igneous rocks the hydroxide is derived from augite, or perhaps from 
olivine, and percolating waters again come into play. Thus the various productions 
of glauconite and celadonite become the results of a single process, which is exactly 
equivalent to that in which potassium compounds are taken up by clays. The obser- 
vation of L. Cayeux that glauconite is frequently present in arable soils, in all condi- 
tions from perfect freshness to complete alteration into limonite, suggests that perhaps 
the formation of the species is one of the modes by which potassium is withdrawn from 
its solution in the ground waters. 


This statement tends to confirm the suggestions presented above 
in the discussion of enrichment. 

Fuller discussions of the nature and origin of glauconite are given 
in some of the papers cited, notably those of Cayeux and Collet, 
which contain bibliographies of the subject. 
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